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TITANIU 


When a TAM field engineer calls... 


You can obtain a wealth of practical, useful and 
authoritative information by discussing your 
technical problems with a TAM sales engineer. 
He's well equipped to work for and with you. 
More than ten years ago he received his degree 
in Metallurgical Engineering from one of our 
leading universities. Since then, his education 
has been broadened by wide experience. In the 
field, he has been called upon to assist in the 
solution of simple and complex problems. He has 
had his coat off and his hand-in on more than 


TAM 


a few plant projects. His advance information 
on new metallurgical developments and appli- 
cations is a valuable cisset. 


Here is a man ready to work with you. You will 
find him intelligent and cooperative —quick to 
understand your problems. Furthermore, he is 
your direct contact with a fully equipped and 
staffed headquarters that is the source of much 
worthwhile information and data. When your 
TAM engineer calls, get the full value that his 
background offers you. 
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THE NEW 
PRESS 


MACHINES 


ELECTRO POLISHERS ~ 


METALLURGICAL APPARATUS 
165 West Wacker Drive, Chicago 1, Illinois 


No. 1330 AB SPEED PRESS, complete with | 
mold assembly, thermostat controlled heater for 
110 volts A.C., 600-watt, cooler blocks; 10,000-Ib 
capacity hydraulic jack; pressure gauge, pyrom- 


eter, timer clock, and pilot lights; premold No. 1330-3 AB SPEED PRESS complete, some 
assembly with heating compartment and ejector as No. 1330, except for 1'2" mountings. With 
levers. With directions $380.00 directions. . $430.00 


THE BUEHLER LINE OF SPECIMEN PREPARATION EQUIPMENT INCLUDES 
SPECIMEN MOUNT PRESSES 
PAPER GRINDERS @ HAND GRINDERS 
POLISHING CLOTHS 


This Streamlined 
AB SPEED PRESS 


offers the metallurgist a new tool with the 


unparalleled qualities of precision workman- 


ship, speed and convenience in the prep- 
aration of metallurgical specimens into 
plastic mounts. 

The new AB SPEED PRESS produces per 
fect Bakelite mounts in 2'2 to 3'2 minutes 


and may be used with 1”, 1'4” or 1/2” molds. 
Our introduction of preheated Premolds 
has revolutionized the preparation of metal- 


lurgical specimens. 


The Premolds are dust-free, increase the 
convenience in handling, and are available 
at little extra cost. The Preheat Compart 
ment reduces the curing time of thermoset 
molds to one-third of the time. The opera- 
tion is controlled by Pyrometer, Timer and 
Thermostats. 
These features in the new AB SPEED PRESS 


are destined to set a new mork 


in the 
development of metallurgical specimen prep- 


aration. It provides all metallurgists with 


the most advanced press equipment for 


speed, convenience, and economy never 


known before. 


No. 1330-2 AB SPEED PRESS complete, same 
as No. 1330, except for 1'4" mountings. With 
directions $400.00 


CuT-OFF 
POWER GRINDERS + EMERY 
@ BELT SURFACERS @ MECHANICAL AND 
POLISHING ABRASIVES 
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Here, a change to Free-Cutting CARILLOY FC 


In producing the drum shaft for the win h of their famous “PIPE 
LAYER.” Trackson Company, Milwaukee, formerly used 4'4 round 
bars heat treated to 269-321 Brinell. This vital part requires ¢ onsid 
erable machining to very close tolerances. Machining difficulties and 
low tool life ran up the cost and slowed produc tion 

One of our metallurgists suggested the use of Carilloy FC. It 
worked like a charm, gave better machinability and better mec hanical 
properties as well. Now they turn out more and better drum shafts and 
tools last four times as long. 


= ooking for better production 
< 
AT on 
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on heavy-duty machined parts? 


Speed up output and 
lower your costs with 


USS 


F you are producing heavy-duty shafting or similar parts 

that require considerable machining and that must have 
tensile strength as high as 125,000 to 175,000 Ibs. per sq. in, 
for heavy-duty service, U-S:‘S Carilloy FC offers you im- 
portant advantages. 

Carilloy FC is a deep hardening grade of manganese- 
chrome-moly steel. When heat treated to meet high me- 
chanical property requirements, it will give you machin- 
ability and surface finish that far excel that of other alloy 
steels of comparable strength and hardness. 

It is this feature of Carilloy FC that makes it so desirable 
from a production standpoint. For by buying Carilloy FC 
heat treated to your strength or hardness requirements, you 
obtain not only excellent machinability and tool life but you 
eliminate the need for heat treatment after machining. 

Used in this way, Carilloy FC speeds up production, re- ' 
duces costs, saves time and keeps reject losses to a mini- 
mum by eliminating the hazards of scaling and distortion. 
And, most important, Carilloy FC costs only a fraction of 
a cent more per pound than ordinary thorough-hardening 
alloy steels. 

U-S'S Free-Cutting Carilloy FC is available in bar form, 
either quenched and tempered or annealed, in all sizes of 


UNITED STATES STEEL EXPORT COMPANY, NEW YORK 


Address 


rounds from %" to 8%" diameter. 
This is not a new, untested steel. The ability of Cariiloy i i z 

FC to boost production and to cut costs by making it less CARNEGIE-ILLINOIS STEEL CORPORATION I 

difficult to machine steels of high strength levels has been Room 2145 Carnegie Bldg., Pittsburgh 30, Pa J 
amply demonstrated in some of the country’s largest shops. : ‘ 

Please have a representative call to discuss j 

U'S'S Free-Cutting Carilloy Ft | 

CARNEGIE-ILLINOIS STEEL CORPORATION, PITTSBURGH i 

COLUMBIA STEEL COMPANY, SAN FRANCISCO —_ = ! 

TENNESSEE COAL, IRON & RAILROAD COMPANY, BIRMINGHAM ee 

Company 

I 

i 


| 
UNITED STATES STEEL SUPPLY COMPANY, WAREHOUSE DISTRIBUTORS, COAST.TO-COAST ! 
| 
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Authors In This Issue 


PROFESSIONAL SERVICES 


Limited to AIME members, or to com- 
panies that have at least one AIME 
member on their staffs. Rates $40 per 
year per inch. 


ENGINEERS 

METALLURGISTS 

CONSULTANTS 

; Small Jobs Welcomed P. Dayal C.H. Lorig E. E. Schumacher 

: SAM TOUR & co., INC. S. A. Kulin (p. 1139) is Research Assistant at the 
- Laboratories and offices Dept. of Metallurgy, Massachusetts Institute of Tech- 
, 44 Trinity Place nology, where he received his B.S. degree. He was 
14 New York 6, N. Y. previously Chief Metallurgist for the Power Tube 
A Div. of Raytheon Mfg. Co., Waltham, Mass. A student 
} Deal With Confidence associate of AIME, he enjoys sailing, music, and con- 

Where you see this sign ’ tract bridge 


P. Dayal (p. 1156) is Asst. Director of Supplies for the 
Directorate General of Industries & Supplies, Gov- 
ernment of India. He was formerly Asst. Professor of 
Metallurgy at Benares Hindu University. Born in 


India, he attended Benares Hindu University and 
MAX STERN B. R. Banerjee 
Polytechnic Institute of Brooklyn, earning B.Sc. of 
Consulting Engineer M.E. degrees 


Expert for Scrap Recovery and Shipwrecking 


— Modernization of Plants and Yards for G. Derge ‘p. 1111). See Journat or METALS, Sep- 
4 Ferrous and Nonferrous Metal Scrap tember, 1949 
150 BROADWAY NEW YORK 7, WN. Y. W. O. Philbrook (p. 1111). See JourNnat or METALS, 


February, 1950 
Kenneth M. Goldman (p. 1111). See Journat OF 


i METALS, February, 1950 
M. E. Fine (‘p. 1120). See Journat or METALS, July, 
1950 


J W. C. Ellis (p. 1120). See JourNnat or METALs, June, 
LEWIS B. LINDEMUTH 1950 
D. C. Jillson ‘p. 1129). See JourNaL oF METALS 
140 CEDAR STREET wtw YORK Y August, 1950 as 
C. E. Birchenall 1134). See JourNnat or METALS, 
STEEL PRODUCTION January, 1950 
OPERATION Morris Cohen 1139). See JourNAL OF METALS 


September, 1949 

David Turnbull (p. 1144). See JourNnaL oF METALS 
September, 1949 

Howard T. Clark, Jr. (p. 1154). See JOURNAL OF 
Metats, October, 1949 

C. H. Mathewson (‘p. 1159). See JourRNAL oF METALS, 


Frank B. Foster, Inc, September, 1949 


C. A. Siebert (p. 1168). See Journat or METALs, Feb- 


ruary, 1950 
Pol Duwez ‘p. 1173). See Journat or METALS, July 
INDUSTRIAL PLANTS 


ROLLING MILLS 


CHEMIST — PRECIOUS METALS: Age 46. Many years’ exceptional 


experience in all phases of refining, assaying, production of fine metals, 


2217 Oliver Building 
Pittsburgh 22, Pennsylvania 


salts, etc., plant design and operation including research, development 


of new products and all executive and supervisory details of very large 


scale operations. Also versed in mineralogy and ore extraction. Change 


R. S. DEAN LABORATORIES, INC. desired, this or other metalliferous field. Domestic or foreign. 


Consulting, Research Development 


Chemistry — hemistry, Write BOX M.14 
Laboratory esearch on @ ontract Basis 
JOURNAL OF METALS 


5810—47TH AVENUE 
RIVERDALE, MD. 


AP-2821 
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Earle E. Schumacher (p. 1097) 
joined the Western Electric Co., the 
manufacturing unit of the Bell 
Telephone System, during World 
War I, interrupting his advanced 
studies as Research Assistant at 
the University of Michigan. He 
was instrumental in the organiza- 
tion and expansion of the metal- 
lurgical dept in 1925; and for many 
years as Chief Metallurgist, he has 
directed the activities of this divi- 
sion. During 1949 he served on the 
metallurgy panel of the Govern- 
ment’s Research and Development 
Board. A Director of AIME, in Feb- 
ruary, 1950, he delivered the annual 
Institute of Metals Div. Lecture. In 
September he will be the guest 
lecturer at the meeting of the 
British Iron and Steel Institute in 
England. 


Bani R. Banerjee (p. 1126) hails 
from the land that Kipling loved, 
but now is associated with Stand- 
ard Oil Co. (Indiana), Chicago, as 
Research Engineer. He taught at 
Illinois Institute of Technology, 
was a Graduate Fellow at the In- 
stitute for the Study of Metals at 
the University of Chicago, and 
worked as Metallurgist for Univer- 
sal-Cyclops Steel Corp. Born in 
Calcutta, he received his B. Met. 
from University of Calcutta, and 
his M. Eng. and D. Eng. degrees 
from Yale. A Junior Member of 
AIME, he likes photography and 
fishing. 


L. S. Darken ‘p. 1156) has been 
Physical Chemist for the Research 
Lab of US. Steel Corp., Kearney, 
NJ., since 1935. He has made sev- 
eral contributions to AIME Trans- 
actions, and is an AIME member 
Born in Brooklyn, he obtained his 
A.B. from Hamilton College, and a 
Ph.D. from Yale. For relaxation he 
likes writing, bowling, and garden- 
ing 


F. D. Rosi (p. 1159) is Senior En- 
gineer for Sylvania Electric Prod- 
ucts, Inc., Bayside, L. I. Born in 
Meriden, Conn., he studied at Yale 
and received B.E.. M-E., and Ph.D 


Authors In This Issue— 


degrees. He is a Junior Member 


of AIME. 


C. H. Lorig (p. 1171), Assistant 
Director of the Battelle Memorial 
Institute, Columbus, Ohio, started 
there in 1930 as Research Metallur- 
gist. He received B.S., M.S., and 
Ph.D. degrees from the University 
of Wisconsin. 


P. D. Frost (p. 1171) is Research 
Engineer for Battelle Memorial In- 
stitute. He has also worked at the 
Cornell Aeronautical Lab, Republic 
Steel Corp., and taught an exten- 
sion course at Cornell University. 
He has a B. Met. E. degree from 
Rensselaer Polytechnic Institute, 
and is studying for his M.S. at Ohio 
State. A member of AIME, he en- 
joys golf and swimming. 


Jack L. Taylor (p. 1173) is Re- 
search Engineer at California Insti- 
tute of Technology's Jet Propulsion 
Lab, Pasadena, Cal. His previous 
position with J. H. Pomeroy & Co., 
as Chief of Party on Guam Island, 
led to his spending 44 months as a 
prisoner of war in Japan. He is a 
member of AIME, and likes photog- 
raphy, outboard boating, fishing, 
and dogs. 


Miss A. M. Sullivan (‘p. 1090), 
Metallurgist at the Mechanics Div. 
Naval Research Lab, at Washing- 
ton, D.C., studied at George Wash- 
ington University for her A.B. de- 
gree. Previous associations were 
with the National Bureau of Stand- 
ards and the Carnegie Institute of 
Washington. Her hobbies are read- 
ing, travel, and obedience work 
with dogs. 


J. A. Kies ‘p. 1090) was with the 
National Bureau of Standards, 
Western Regional Research Lab, 
Oak Ridge National Lab, and is 
presently Metallurgist for the Naval 
Research Lab, Mechanics Div., 
Washington, D.C. He attended the 
University of Illinois, and received 
his B.S., and an MS. in Physics 
An AIME member, he is interested 
in fishing, gardening, and camping 


ceramics. 


and pertinent personal data to: 


PHYSICAL METALLURGIST: Ph.D. or equivalent to conduct a funda- 
mental research program in connection with the development of 
materials required in the nuclear energy for propulsion of aircraft 
yg Must have several years experience in physics of solids and 
e able to guide work dealing with structures, semi-conductors and 


In reply, please forward resumé of education, experience, salaries 


NEPA Div., 
FAIRCHILD ENGINE AND AIRPLANE CORP., 
P.O. Box 415, 
Oak Ridge, Tenn. 


The amazing crayons that tell 
temperatures. If you mark your 
workpiece with the appropriate 
TEMPILSTIK® the mark will melt when 
the specified temperature is reached. 
Available in temperatures from 113 
to 1600” F. Can be supplied also in 
pellet or liquid form. Write for 
information. 


POLISHING COMPOUND 


“C-RO" is a relatively heavy, metal- 
lographic, polishing compound in 
which small, sharp uniform particles 
provide a fast, sure and flawless cut- 
ting action. It polishes without bur- 
nishing. Write for Bulletin 208. 


1942 FIFTN AVE 
PITTSBURGH 19 
PENNSYLVANIA 


BURRELL 
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METAL SHOW 
VISITORS 


22% DECIDED TO BUY SOMETHING 
O THEY SAW AT THE METAL SHOW* 


&§ 10% BOUGHT SOMETHING DIFFERENT 
O FROM WHAT THEY HAD PLANNED 
&§ AFTER SEEING IT AT THE METAL SHOW* 


2 0% COMPLETED A DECISION TO BUY 
O SOMETHING AFTER SEEING IT 


AT THE METAL SHOW* 


® You can't find a better audience than the one that 
attends the Metal Show. 


Showing your products and services to over 30,600 men vitally 
interested in all phases of metal production and fabrication, gives you 
the best opportunity to sell what you have to the metal industry—to 
show how it will help achieve “Economy-in-Production”. 


Join the nearly 400 manufacturers that will display at the 1950 Metal 
*From Attendance Report No. 4 in a con- Show. If you haven't received floor plans, write W. H. Eisenman, 
tinuing analysis of Metal Show visitors. If Managing Director, 7301 Euclid Avenue, Cleveland 3, Ohio. 


you have not received a copy write National 
ETAL SHOW 


Metal Congress G Exposition, 7301 Euclid 
23-27, 1950 
OCT. 23=27, 


Avenue, Cleveland 3, Obio. 


INTERNATIONAL AMPHITHEATER, CHICAGO, ILL. 


Sponsoring Societies 
American Society for Metals American Welding Society 
Institute of Metals Div.—A.1.M.E. 
Society for Non-Destructive Testing 
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Short Cuts... 


A new $1,000,000 plant will be built 
in Altoona, Pa., by National Radiator 
Co., Johnstown, Pa., to permit ex- 
pansion of the company’s sheet 
metal operations. The plant is ex- 
pected to begin operation the first of 
the year, and will employ approxi- 
mately 300 people. Research activi- 
ties may also be expanded 


Babcock & Wilcox Tube Co. raised 
prices of seamless stainless steel tub- 
ing by 1l's« a lb, with a similar in- 
crease in seamless chromium-molyb- 
denum alloy steel tubing with chro- 
mium content over 4 pet. B&W has 
prepared a price list showing the in- 
creases, which are caused by in- 
creases in raw material and manu- 
facturing costs. 


Allegheny Ludlum Stee! Corp. estab- 
lished record sales and net earnings 
during the first half of 1950, while 
giving employment to the greatest 
number of workers in its entire his- 
tory. Sales totaled $78,288,590, and 
net earnings were $4,571,171, equiva- 
lent to $3.36 per share of common 
stock 


Guardian Safety Equipment Co., At- 
lanta, has been appointed distributor 
for Chicago Eye Shield Co. in Georgia 
and South Carolina. John M. Walter 
will head the new distributorship, 
which will maintain offices and stock 
at 427!, Moreland Avenue, N.E., At- 
lanta 


A new mill that will produce electric 
resistance welded tubing with ‘2 in. 
OD and up, with wall thicknesses 20 
gage and heavier, has been added at 
the Alliance, Ohio, plant of Babcock 
& Wilcox Tube Co 


The Korean situation finds the US. 
with a steel industry producing at 
the rate of 11,000,000 tons more per 
year than the industry was required 
to produce in 1944, the biggest year 
in World War II. Steelmaking capac- 
ity is expected to reach 105,750,000 
tons by the end of 1952 


The Brazilian Government controlled 
National Steel Co. has received a 
$25,000,000 credit from the Export- 
Import Bank for the purchase of 
steel mill equipment in this country. 
Their expansion calls for erection of 
a second blast furnace, two 180 ton 
open hearths, an electrolytic tinning 
line, and more rolling equipment 


The Metal Powder Assn. has estab- 
lished an Electronic Core Div., with 
William E. Cairnes, president of Ra- 
dio Cores Inc., as chairman. Mem- 
bers of the division include Magnetic 
Core Corp., Ossining, N. Y.; National 
Moldite Co., Hillside, N. J.; Powdered 
Metal Products Corp. of America, 
Franklin Park, Ill.; Pyroferric Co., 
New York; Radio Cores Inc., Oak- 
lawn, Il Speer Resistor Co., St 
Marys, Pa.; and Stackpole Carbon 
Co., St. Marys, Pa 


sk This complete redesign of a time-tested valve 
now gives you fastest positive mechanical 
operation combined with high structural strength 


and new protection against leakage. Your inquiry 
is invited. 


BROSIUS. 


SHARPSBURG + PITTSBURGH 15, PA. 


Evropeon Representative: Brassert & Co., Geneva, Switzerland 
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when it’s 
accuracy 
and control 
that counts 


ot Smeeth - Harwood 
ng processes and 
> yecrs 


nace Copper 


SMEETH-HARWOOD COMPANY 


2401-09 West Cermak Road, Chicago 8, Illinois 


j Superior Blast Furnace Copper Castings Exclusively 


banouncing 
The first book to interpret engineer- 
ing data in terms of structural theory 


The INELASTIC BEHAVIOR of 
ENGINEERING MATERIALS and STRUCTURES G-10 LABORATORY FURNACE 


By ALFRED M. FREUDENTHAL, Columbia University 
) , bh eb book is ‘ present an inte Fun is fun—ond a joke is a joke but when a 


na 
re 
ft hanica " incermng ma busy laboratory technician has to fuss for on 


i hevond t elastic rat < bining the phy hour over the setting and control of a furnace 
, f deformation and fracture that's no joke 


concepts ¢ 
COVERS PROBLEMS OF VITAL IMPORTANCE Use the Lindberg G-10 Laboratory Furnoce— 
H ' t metals just set it and forget it! The G-10 is electronically 
M i testing of engin i ! controlled to operate at a preset temperature 
test Desig sts res a chine par within a plus or minus 5 F. limit. The electronic 
indicating and controlling pyrometer, an integral 
part of the G-10, saves many man hours of super 
vision in the modern laboratory. Its 3000 F. top heat 
is available for intermittent operation—and you 
can run it for a week ot 2500°F. It’s compact 
2‘x3'x5'—completely self contained . all controls 
and equipment are in the furnace housing, just 
y hook it up. It's @ current saver—the electronic 
ine I S7 pag > controller applies current only to adjust or main 
SEND FOR THIS PIONEERING BOOK toin heat. It's tough—10 oversize Globars and an 
EXAMINE iT FOR 10 DAYS 
8 KW transformer produce optimum low watt density 
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USES STRUCTURAL THEORY AS BASIS 
t I t provi whi can best be 
This book shows how t 
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= ON APPROVAL COUPON” and long element life. 
John Wiley & Sons, Inc., Dept. JM-950 
440 Fourth Ave.. New York 16, N.Y It's a natural for your laboratory. Ask your 
Plea “F laboratory equipment dealer for full details, or write 
Lindberg Engineering Company, 2446 West Hubbard 
Street, Chicago 12, Illinois. Ask for Bulletin No. 980 


LINDBERG — fox 2 complete line of the finest 
LABORATORY 
HEATING APPARATUS 
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Engineering Societies Personnel Service 


7 ; wing employment items are made available to AIME profit ba by 
the Enaineering § ties Pe nnel Service peratir peration with 
the Four Founder S$ etic l 4 P f the Personne e are at 8 W 
40th St, New York 18; 100 Farnsworth Ave. Detroit; 57 San Francisco; 
84 E. Randolph St., Chicago 1. Applicants st 1 address all mai! to the prope 
he are the t 


New York fice and Je 6¢ in stamps ¢ 


Positions Open 


Estimating Engineer on sheet metal. Must have had considerable ex- 
perience and be qualified to take a job and carry it through to comple- 
tion. Salary open. Location, northern New Jersey. Y-3992. 


Production Supervisor, preferably mechanical graduates, with some ex- 
perience in stamping and drawing of sheet metal. Company manufac- 
tures metal caps for bottles. Location, Pennsylvania. Y3976 


Sales Representative, with metallurgical engineering training, 30 to 35, 
with thorough knowledge of high grade steels, such as tool steels, etc., 
and their applications. Must be able to assume complete charge of branch 
office to be opened in Toronto district, and must have good connections 
for a Swedish steel manufacturer. Headquarters, New York, N. Y. Y3937 


Research Metallurgist BS degree, Doctor's degree desirable, with mini- 
mum of four years’ experience specializing in the field of melting and 
casting of metals. Familiarity with ferrous and nonferrous alloys re- 
quired. Experience in vacuum melting and casting, melting and casting 
of titanium, gases dissolved in molten metals, and effect of vibration on 
the solidification of metals. Opportunity to do research work in well 
equipped laboratory. Salary, $6400 a year. Location, Pennsylvania. Y3921 


Instructor, metallurgical graduate, with two or three years’ experience 
in either teaching or industry. Salary, $3600 a year. Location, Ohio 
Y3917 

Design and Development Engineer, 28 to 50, mechanical preferred, with 
knowledge of metallurgy, aluminum extrusion and fabricating of alumi- 
num molding, for company manufacturing sash, storm windows, screens 
and other ventilating devices. Will be responsible for research, design 
and development of storm and screen window structures, etc. Salary, 
$6000 to $6500 a year. Location, New York. Y3915 


Sheet Metal Designer. Must have at least 5 years’ experience in design 
of metal furniture and trim. Should have some shop experience and 
knowledge of die design and welding techniques. Salary open. Location, 
Virginia. Y3912. 


Engineering Research Graduates with advanced degrees: Mechanical, 
Electronic, Applied Physics and Metallurgist. Location, Delaware. Y3896. 


Works Manager, graduate metallurgical engineer, with 5 years’ experi- 
ence nonferrous foundry operations and casting, on electroplating billets 
in copper and nickel. Knowledge of electric furnace practice, informed 
about nonferrous castings. Will supervise operations and production on 
casting nonferrous billets. Salary, $5000 to $6000. Location, Detroit 
R-6695. 


Men Available 


Metallurgical Engineer, two years’ industrial research with large cor- 
poration, and BS in metallurgical engineering. Desires position East 
Coast with progressive company in metallurgy or operations. Age 25. 
Will send complete details upon request. M-570. 


Metallurgist, 29, married, BS and MS in metallurgical engineering; 212 
years’ experience steel mill, steel forgings and heat treatment; 3 years’ 
experience industrial and scientific research. Presently employed as phy- 
sical metallurgist doing both research and administrative work. Would 
consider position in either research and development or technical sales 
and service. Available from 30 to 60 days. Locate anywhere in West 
M-577-488-E-6-San Francisco. 

Metallurgist, B. Met. E., June graduate, age 26, veteran married. In- 
terested in welding, developing and testing. Instructor one year in metal- 
lographic and materials testing laboratories. Location, East. M-579 
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If you are a design engin- 


eer seeking success with 


steel components, you 
will find help towards 
your goal on every page 
of this 72 page booklet. 
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able and it is free. 
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FREE BOOKLET 
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Products and services recently an- 
nounced are described here. Also, new 
publications offered free by producers 
servicing the metalworking industry are 
listed. 


1) FORCE INDICATORS: For determining forces neces- 
sary for such operations as precise adjustments of 
springs, the Hunter Spring Co. makes 12 models of 
Force Indicators. They come in the following capaci- 
ties: 1, 2, 5, 10 and 20 Ib; 16, 32, 80 and 160 oz; and 
500, 1000, and 5000 gr. The Hunter Force Indicator is 
designed for one-hand operation and is supplied with 
six stainless steel force-transmission rod fittings 


2) STORAGE JAR: The Bethlehem Apparatus Co. pre- 
sents the Bethlehem Dri-Jar for drying, storing, and 
filing samples and specimens in industrial and sci- 
entific laboratories. It is a wide-mouthed glass jar 
3 in. diam x 7 in. high, with screw lid. Rigidly sus- 
Pended from the lid is a series of four metal storage 
Shelves. Material can be placed on the shelves un- 
Covered, boxed or otherwise separated 


3) GRAPHITE FLUXING TUBES: The National Graphite 
Fluxing tubes, used for the injection of gases such as 
Nitrogen, chlorine, argon, and helium into molten 
Nonferrous metals to reduce hydrogen, oxides and 
fnclusions, do not dissolve in aluminum, magnesium, 
Drasses and most other nonferrous baths. They will 
Mot contaminate the metal; and metal and dross will 
Mot adhere tightly to them. The tubes, manufactured 
by the Union Carbide and Carbon Corp., are made in 
three general types: A, B and C, the selection of 
Which is determined by the requirements of the par- 
ticular job. They come in 1'. and 2 in. diam sizes 
and in lengths of 24 to 108 in 


4) SIMPLYTROL PYROMETERS: Assembly Products, Im 
Offer a temperature controller with automatic protec- 
tion from thermocouple burnout. It has control ac- 
tion and no vacuum tubes or meters. Eight standard 
ranges cover temperatures from 75° to 3000 F. Stand- 
ard calibrations are for use with iron-constantan, 
chromel-alumel ar 


id platinum type thermocouples 


5) MOLTEN METAL THERMOCOUPLE: To withstand 
melting temperatures up to 3200° F and all casting 
temperatures normally encountered in producing 


precision steel castings, a new Molten Metal Thermo- 
couple for ferrous metals has been developed by the 
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New Products, Services and Information.... 


For further information on any product 
or for your copies of the free publica- 
tions, fill in the coupon below and send it 
to the Journal of Metals 


Wheeilco Instruments Co. Accurate temperature read- 
ings can be made in less than 30 sec. It is a well bal- 
anced immersion-type sensing unit for use with any 
pyrometer, it has an adjustable extension, and uses 
a 27 gage platinum-platinum 10 pet rhodium element 


6) ALUMINUM ETCHING: Pennsalt AE-18, a new, highly 
concentrated alkaline compound for etching alu- 
minum without forming hard sludge deposits on the 
bottom of the etching tanks has been announced by 
Pennsylvania Sait Mfg. Co. It is packaged in 300-lb 
non-returnable drums, and can be used in concentra- 
tions of 5 to 7 oz per gal of water at temperatures of 
140° to 150 F 


7) GLASSWARE MARKER: A new tungsten carbide 
pencil for permanently marking glassware is avail- 
able from the Fischer Scientific Co. It is useful in 
the laboratory for identifying sealed vials of stand- 
ard colorimetric samples; sheets of glass can be ac- 
curately scored for breaking; and tubes and rods can 
be scored more rapidly than with a file. Price: $1.25. 


8) NEW DEMAGNETIZER: For eliminating undesirable 
magnetic flux from tools, drills, punches, small arms, 
and machined parts that may have become mag- 
netized, a coil has been developed by the General 
Electric Co. The demagnetizer is also useful in equal- 
izing and stabilizing magnetic flux in permanent 
magnet assemblies used in electrical instruments and 
control devices. It is rated at 115 volts, 60 cycles, and 
is equipped with switch, pilot lamp, and a flexible 
lead fitted with a standard plug 


9) CUSTOM MADE ALLOYS: Extensive research facili- 
ties for the development of custom tailored alloys for 
industry have been established by Specialloy, Inc 
Alloy addition agents will be engineered for specific 
industrial problems and allow wider application of 
existing metals 


10) SPRING MOTORS: Characterized by constant torque 
and long running time is the new spring motor de- 
signed around the Neg’ator. Neg’ator is the new elas- 
tic member made from prestressed flat spring stock 
by the Hunter Spring Co. The spring motor is adapt- 
able for use on cameras, time recorders, mechanical 
recording instruments, automatic reels, anti-backlash 
mechanisms and balancing devices. Power takeoff 
from the Neg’ator motor is from the large bushing, 
which may be attached directly to the driven shaft 
or operated through a gear train 


11) SOLENOID-HYDRAULIC VALVE: A new double sol- 
enoid operated four-way hydraulic valve is announced 
by Rivett Lathe & Grinder, Inc. Principal feature in 
the design of the Series 5500 is the hydraulically bal- 
anced piston with an integral spool and stem. The 
entire piston surface is hardened, ground and lapped 
with special grooving to minimize possibility of bind 
ing under high pressure conditions. Designed for 
pressures up to 1500 psi, the Series 500 is available in 
five sizes: 14, 3g, '», 34, and 1 in., for standard 110 
220, and 440 volt, 50 or 60 cycles 


12) BRAZING STAINLESS STEELS: A new product called 
Colmonoy Nicrobraz is a heat and corrosion resistant 
alloy for brazing stainless steels, and at 2000 F the 
j possesses equal strength with the parent metal 
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Nicrobraz can be used to braze 300 and 400 series 
Stainless steel, Inconel, S-590, Monel, alloy steels, tool 
steels, carbon steels, and special stainless steels. The 
physical properties of this alloy make it suitable for 
use in jet engines, as well as in other commercial ap- 
plications, including those in the food, chemical, mer- 
cury, nuclear energy, automotive, and oil industries. 
It is available as a powder in 1 lb containers. Nicro- 
braz cement comes in pint containers. 


13) LIQUID SOLDERING FLUX: A time-saver for metal 
joining is the new Divco =229 Liquid Soldering Flux, 
which eliminates practically all of the cleaning and 
burnishing of metal parts usually necessary before 
soldering. No brush is necessary. “Just Squirt!” say 
the directions. Cost of 4 oz can is 50¢, less trade dis- 
count. They are packed in cartons of 12 cans by the 
manufacturers, Division Lead Co. 


14) BOILER ALARM: An alarm for boilers, to sound 
when the water reaches a low level, has been devised 
by the J. A. Campbell Co. The Campbell Micro-Ther- 
mal Low-Level Boiler Alarm consists of a 3, in. ex- 
pansion tube with its inner end connected to the 
lower end of the water column on the boiler. The 
switch will throw on and off on a temperature change 
of only 5°. It can be attached to any boiler water 
column regardless of boiler size or of length of 
column. 


15) CRANE CAB CONDITIONERS: Dravo Corp. has de- 


18) COLD-ROLLED PAINTGRIP: Helpful data for sheet 
metal designers and shop men are contained in an 
illustrated, 12-page booklet published by the Armco 
Steel Corp. and entitled: “In the Shop with Armco 
Cold-Rolled Paintgrip.” Recommendations are made 
concerning storing, forming, drawing, welding, clean- 
ing, and painting Paintgrip. Drawing lubricants, 
cleaners, and paints are also listed. 


19) FOUNDRY PRACTICE: The results of research by 
Foundry Services, Inc., are offered in their Foseco 
Bulletin No. 99. It tells of methods of molding a 
sheave pulley, and gives definitions and formulae 
relative to foundry work, as well as much other use- 
ful information. 


20) HOLE PUNCHING UNITS: Mild steel plate up to '. 
in. thick can be hole-punched by an extra heavy-duty 
Wales Type “G” unit. Bulletin “G” of the Wales- 
Strippit Corp. tells of the method and of the unique 
split punches which eliminate the tremendous strip- 
ping pressures and oversize stripping springs usually 
associated with stripping punches out of punched 
holes 


21) BERYLLIUM COPPER FACTS: Technica! Bulletin No 
1, the first in a new series of data sheets to provide 
engineers with factual information on beryllium cop- 
per, comes from the Beryllium Corp. It makes avail- 
able case history and technical information on Beryl- 
co 165 strip. Future issues will cover other products in 
wrought and cast forms 


22) CORROSION PREVENTATIVES: For more than 30 
years research chemists of the American Chemical 
Paint Co. have endeavored to protect metals against 
corrosion. They have developed surface treating 
chemicals which either protect metals directly or cre- 
ate a superior base and bond for decorative finishes 
so that these in turn can provide protection and ap- 
pearance. Their descriptive booklet also includes an 


Do You Have These 


veloped two new types of cab conditioners. One type, 
Model VHDF, is designed to provide continuous ven- 
tilation, heating, dust filtering, and fume protection 
for crane cabs and small confined spaces in industrial 
plants. The other unit, Model VHD, performs the 
same functions except for fume removal. This model 
is for use where noxious fumes are not a problem, 
but where dust filtering, ventilation or heating may 
be required. Either unit will operate on ac or de 
power. Model VHDF is 16 in. deep. 26 in. wide and 
42 in. high. Model VHD is the same depth and width 
but is 26 in. high. 


16) SOLDERING KIT: Joining metals, including alu- 
minum, stainless steel, copper, steel, brass, zinc base 
die castings and plated metals, is facilitated by the 
use of a compact soldering kit prepared by Fusion 
Engineering. Nine types of joining alloys in compact 
jars, together with a new methamine type dry fuel 
torch, are included in the selection. The K-9 Fusion 
Master Soldering Kit sells for $11. 


17) NEW DISSOLVER: The Cowles Co., Inc., announces 
a new dissolver, Model 7VT, which works batches of 
5 to 100 gal of material ranging in viscosity from 1 
to 30,000 centipoises. The entire motor, bridge, and 
dissolver unit may be adjusted in height through a 
range of 11 in. by means of an elevating screw. It is 
designed for a wide range of production operations, 
but may be used for laboratory and pilot plant work. 
The price of the unit is $795. 


Free Publications? 


index to the various industrial metals and the chem- 
icals which apply to them. 


23) STAINLESS CURTAIN WALLS: Allegheny Ludlum 
Steel Corp. presents a 24-page booklet for the build- 
ing industry, discussing proposed methods of curtain 
wall construction in which prefabricated sections of 
Stainless steel sheathing, backed by insulating mate- 
rial, replaces masonry or other materials in the con- 
struction of exterior walls of multi-story office and 
other buildings. 


24) PLATING ANODES: Federated Metals Div. of Amer- 
ican Smelting & Refining Co. has released a 12-page 
booklet on anodes for the plating trade. Regular 
anode products of Federated include M-Sterling 
Chill-formed copper anodes, electro-deposited copper 
anodes, lead anodes, and those of zinc, tin, brass and 
cadmium. 


25) HERCULOY BRONZES: Arnerican Smelting & Re- 
fining Co. has issued a pamphlet on Herculoy. Her- 
culoy Engineered Bronzes are copper-silicon alloys 
having many of the characteristics of high tin 
bronzes, yet free of tin. They offer unusually good 
casting and machining properties 


26) WELDED STEEL TUBING: For the utmost structural 
efficiency per pound of metal, welded steel tubing is 
recommended and discussed in a 12-page illustrated 
booklet of the Armco Steel Corp. Complete informa- 
tion is included on how hot and cold rolled, as well 
as Zincgrip and Aluminized tubing, are supplied, in- 
cluding size limits, finish, tolerances and properties 


27) RESEARCH SERVICES: “All Under One Roof” is the 
title of an illustrated brochure offered by Sam Tour 
& Co. It explains the scope of the services available, 
including research, process development, product de- 
velopment, production methods, evaluations, expert 
testimony, investigations, non-destructive testing and 
inspecting, laboratory testing and analysis 
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NICKEL SILVERS are a group of lustrous copper-base 
alloys whose colors range from light pink to silvery 
white, depending on composition. 

Their impressive beauty and moderate cost... 
and the fact that they can be readily cast and worked 
by ordinary methods ...contribute to their great 
popularity. 

Essentially copper-nickel-zine alloys, their 
strength and corrosion-resistance in most cases ex- 
ceed those of the corresponding brasses and 


bronzes, depending on nickel content. 


MANY DIFFERENT TYPES 
Nickel silver alloys may be: (1) hot-worked, (2 
cold-worked and (3) cast. 

The wrought forms are available as rods, wire, 
sheets, and tubes in many degrees of temper rang- 
ing from the soft types for drawing, spinning and 
forming, to the very hard required for flat or coiled 
springs. 

In the harder tempers, nickel silvers develop 
relatively high tensile strength. For example, they 
reach approximately 145,000 p.s.i. in spring wire ... 
obviously, an excellent material for small parts sub- 
ject to considerable stress. Moreoy er, Ww rought 
nickel silvers are furnished various ranges of 
grain size, from “fine” for polishing and etching, to 
“large” for forging and coining. Die cast and ex- 


truded shapes are also available. 


The International Nickel ¢ ompany Ine 
Dept.JM.67 Wall St. New York 5, N. Y. 
(Crentlemen 


Please send me a list of producers of Nickel Silvers. 


i 
i 
! 


THE INTERNATIONAL NICKEL COMPANY, INC. 
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constantly increase in popularity 


ECONOMICAL TO FABRICATE 
Nickel silvers promote economy and speed in fab- 
ricating all sorts of products. Applications include 
tableware, hollow ware, springs, keys, slide fast- 
eners, weather stripping and parts for radios, 
television, telephones, typewriters, musical instru- 
ments, cameras, optical goods, fishing tackle and 
thousands of other articles. 


CAST NICKEL SILVERS may be matched in color with 
the wrought forms. They are also complementary to 


chromium-nickel stainless steels and Monel®. 

Nickel silver castings containing 20 per cent 
nickel are silvery white all the way through and 
exhibit the following properties: 


Tensile Strength (cast)... .. 40-60,000 p.s.i 
Yield Point (.5% 20-32,000 p.s.i 
Elongation in 2”. ....... TTT 15-25% 
Reduction of Area. ....... . 15-30% 
Coefficient of Expansion. ..........0,0000091 per degree F. 
Weight per cubic foot.......... eecccscccees 540-550 Ibs. 
Brinell Hardness. “75-100 (1000 kg. load) 
Shrinkage (inches per foot). ......... 3/16 


Machinability........... Readily machined by all methods 

The cast forms are widely used by architects, 
decorators and builders, and extensively in hard- 
ware, packaging machinery, bottling machinery, 
dairy equipment and plumbing goods. Centrifugally 


cast cylinders and leaded bearings are also available. 


COUNSEL AND DATA 


Nickel silvers, wrought or cast, offer opportunities 
to increase product acceptance ...and at the same 
time... to improve quality and cut costs. 

The many standard grades of nickel silvers now 
available, permit selecting one with the best set of 
properties for any reasonable fabrication and serv- 
ice demands. We shall be glad to furnish you with 
counsel and data on these versatile alloys. Mail the 


coupon now. 


67 WALL STREET 
NEW YORK 5, N.Y. 
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* An Army Air Corps contract has been let for further investigation of electronic 
heating for hot machining. The contract was placed with an aircraft company, and 


involves, curiously, electronic heating of aluminum — and possibly other metals 
-- for band sawing. 


* Aluminum has been extensively used in chassis parts for a heavy duty, specia) 
six-wheeled tractor for drawing a full trailer. Cross members of the chassis, 


the rear axle banjo type housing, and spring mountings were constructed with 
aluminum. The same truck also had aluminum disk wheels, not new, but to reduce 
weight. 


* A magnesium-alloy aircraft skin seven times as thick as the normal thin 
aluminum-alloy skin is being studied. The plane would require fewer fi 
and fastenings, and dispense with internal formers and supports that take up 
precious fuel space in wings. Range of the F-80 jet Shooting Star has been in- 


creased 30 pct by these means. 


* British interest in pre-stressed concrete has extended to the construction 
of a multi-floor building in Edinburgh, Scotland. Pre-stressed concrete sleep- 
ers are being produced in three factories of Richard Costain, Ltd., and the 

Edinburgh project has aroused nationwide technical interest. 


* A national roster of scientific personnel similar to the one used in the 
last war will be established by the Office of Education, by agreement with the 
National Security Resources Board. The new unit, the National Scientific Regis- 
ter Project, will make studies of the nation's scientific manpower supply and 
recommend steps to increase the numbers of skilled personnel where needed. 


* A magnesium-cuprous chloride battery activated by tap water, which has long 
storage,life, good low-temperature operation, and high service qualities at low 
cost, has been geveloped for high altitude meteorological research. It weighs 
400 gm, operates at 65°F, has a capacity of 12 watt-hr, a unit size of 16 cu in., 
and is cheaper than the magnesium-silver chloride type. 


* American companies are placing large orders for steel in West Germany, and 
Germany is seeking for permission from Western Allies to boost steel production, 
now limited to 11,100,000 tone a year, and steel capacity, now at 14,500,000 tons 
a year. Twenty-five pct of current orders are coming from American firme. 


* Rocket—propelled anchors may solve landing problems in confined or rough 
terrain. Consisting of a 28 in. steel tube 1 3/8 in. diam, filled with rocket 
propellant, the anchor may be fired 18 in. into the ground at a 45° angle by a 
glider or small plane. Shock is absorbed by 200 ft of stainless-steel tape 

wound on a hydraulic brake. 


* &£n adjustable fork lift boom unit for handling sheet aluminum has been devised 
by an employee of the Naval Supply Center, Oakland, Calif. Built to fit the face 
plate of any automatic fork truck, the boom has a 180° swing, is 26 in. long, and 
has a set of clamps with an opening of 5 ft. The clamps, adjustable to fit any 

box, are suspended from the boom and are tightened by lever action. 
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Drift of Things 


Start of a War 


“My first intimation of trouble came early on Sun- 
day afternoon, June 25, when I was called to the 
Embassy and told that the North Korean Army had 
crossed the border in force, 30 miles away. While 
this was the largest scale operation yet reported 
on the border, we were told that the South Korean 
forces would undoubtedly shoo them back to the 
north, as they had done repeatedly before 

The evening news was encouraging and our mili- 
tary observers at the front reported that the enemy 
reconnaissance forces had been stopped. During the 
night, however, enemy infiltrations succeeded in cut- 
tine communications between Korean Army units, 


and confusion began to develop. By 2:30 a.m. on Mon - 
day. the enemy forces had penetrated to within 17 
miles of Seoul, and the Ambassador issued the order 
to evacuate wives and children to Ascom, about half- 
Way to the port at Inchon. This assured easier 
evacuation from Seoul itself in case of eventual full 
evacuation of all Americans in Korea. By 6 p.m. of 
the same day, all dependents had been piaced aboard 
the Norwegian freighter Reinhold in Inchon harbor 
C rations, blankets, water, etc., were loaded aboard 
and the ship sailed for Japan an hour later. Fighter 
Planes had been sent over from Japan to cover the 
whole operation and to escort the ship at sea 

rhis protection was necessary because Communist 
planes had been strafing Seoul, Inchon, and the air- 
ports at Kimpo and Yongdongpo most of the day. One 
Red plane crossed Seoul after I had seen my brood 
safely aboard the ship and had returned home to do 
some hasty packing for myself. The plane had just shot 
up the Yongdongpo airfield about 3 miles from our 
house and had then come in over town at a low level 
with guns blazing away. I had run out into the back- 
yard to watch for a moment, but when I noted that 
uur house was in the line of fire and observed tiles 


flvine off the roof, I immediately returned to my 
packing, and with some enthusiasm. I finished with 
my two bags ‘no more allowed) and prepared for a 
potential night's res I had a good start towards 


that objective when I was called back to the Em- 
bassy for around-the-clock duty. I could hear the 
battle noise north of town as I drove downtown 

By 6:30 p.m. on Tuesday this operation was essen- 
tially completed and I had destroyed my files except 
for the cor 
all that I know, and which I therefore felt I must 
salvage Who wants to be uninformed when he is 
supposed to be an expert? At 7 am. it was decided 


itents of my briefcases, which represented 


to evacuate nonessential mission personnel, including 
ail women employees who had been kept on the job 
Transport planes and fighter escort 
group from Kimpo air- 


Kimpo during this 


‘ had been ordered 
from Japan to evacuate this 
port. In spite of air attacks at 
his group were safely evacuated to 


Three of Uncle Joe's angels 


operation, all of t 


Japan by noontime 
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descended from the heavens to interrupt this opera- 
tion, and continued right on down into the ground 
as a result of the interest of our own F-80 fighters 

As the above group were being assembled at the 
Embassy, I was told that because of my family status 
I was eligible to be included, and that I could leave 
with the group ‘if I insisted.’ So, I stayed on the job 
By 9 a.m. Tuesday, the Reds had moved up to the 
outskirts of Seoul, and with tanks. Since the South 
Koreans had run short of ammunition, had no anti- 
tank guns, and no effective staff control, we knew 
that we must now take it on the lam, as it were 
More transport planes were requested from Japan, 
and at 10:15 we took to the busses to rendezvous 
with the planes at Kimpo. During our last hour at 
Seoul, I joined a team swinging sledgehammers at 
the Embassy. We wrecked the radio station, tele- 
phone exchange and message center, and completed 
destruction of files with incendiary bombs which we 
set off in the piles of papers in the parking lot 

‘I remember thinking at that point that I would 
feel much more like being evacuated if I could only 
have a shower. I was practically out on my feet, 
since as my children insist, I am an old man now 
Even so, I had the situation right in the hollow of 
my head, to the level of the hole that penetrates it 

I did get the shower, a few minutes later 
after our motor convoy got underway headed for 
Kimpo. It was a shower of bullets from a Yak fighter 
that buzzed us right on the main drag in town. No 
one was hit in our convoy, but Koreans on the other 
side of the street were mowed down like grass. We 
had expected to be attacked as we were making the 
slow crossing of the long Ham River bridge at the 
south edge of town since it had been jammed with 
refugees for hours, all heading south. It required 20 
min to negotiate the crossing, after which we began 
to breathe abnormally again 

“By 1:30 p.m. our own fighters appeared over 
Kimpo and set to ¥y shooting down or chasing 
away all enemy aircraft within ten miles of the spot 
Lots of planes, lots of action, and lots of noise, but 
poor visibility because of clouds. The transport 
planes came in promptly after the way had been 
cleared and by 4 p.m. we were all on our way to 
Japan, which is very beautiful at the end of June 

I have been told that Tiff distinguished himself on 
the ship, getting women and their luggage aboard 
and carrying small children up the ladder. He spent 
the night organizing and serving with the young 
men in white—a night bucket brigade, which was 
necessary because of the fact that there were only 
two single latrines on the ship, for some 700 women 
and children. Tiff and three of his strong-stomached 
pals carried the buckets from the live cargo hold to 
the rail and return, ad nauseum and ad infinitum 
I was very proud of him. He wasn’t spoiled after all 

he just smelled that way 

Maxie naturally spent his waking hours in the 
radio room, and enjoyed the whole voyage. Julie 
helped entertain the ‘little’ children. Catharine just 
held back on her respiration and kept her mouth 
closed—a difficult feat for her, and one that distin- 
guished her from the run of women aboard, many 
of whom pulled out all the stops, pulled the rank 
of their husbands, and complained to the Captain 
about their accommodations. The gamut was just as 
long as regards the actions and reactions of the 
menfolk. I was amazed at some of them, and in- 
creased my respect for others, although few of the 
shots could have been called in advance 
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U.S. Steel to Add 1,660,000 Tons Capacity 


The United States Steel Corp. will increase its an- 
nual steel capacity by 1,660,000 ingot tons through 
improvements at Pittsburgh and Chicago plants of 
Carnegie-Illinois Steel Corp. 

The new program will be completed as rapidly as 
possible, and should result in an increase of 1,215,000 
tons in the annual steel capacity within a year. The 
remainder of the program, now in the engineering 
Stage, will make an additional 445,000 tons capacity 
available by the fall of 1951. The major part of the 
program will get under way immediately, and the 
construction will not interfere with existing pro- 
duction 

This program for additional steel capacity can be 
installed in about half the time required for the con- 
struction of entirely new facilities. The additional 
capacity will result from the addition of improved 
facilities, as well as from certain alterations and re- 
arrangement of existing equipment, and technolog- 
ical improvements, in steel and iron making. 

The plants where steel capacity will be so increased 
are Gary and South Works in the Chicago district; 
Homestead, Edgar Thomson, Clairton, Duquesne, and 
Ohio Works (Youngstown) in the Pittsburgh district 

In addition, United States Steel plans to commence 
construction in 1951 of the first parts of its proposed 
new mill on the Delaware River south of Trenton, 
N. J.. with a minimum ingot capacity of around 
700,000 tons annually 


Pittsburgh Steamship Co. and Bradley Transporta- 


tion Co., U.S. Steel Corp.’s iron ore and limestone car- 
rying subsidiaries on the Great Lakes will order the 
construction of four vessels similar in type to the 
largest vessels now in use. Construction of the ships 
will be completed in time for the opening of the 1952 
iron ore shipping season, which normally begins early 
in April. 


Western U. S. Steel subsidiaries are planning ex- 
pansion of finishing capacity. Geneva Steel Co., 
Geneva, Utah, will install facilities for producing 
100,000 tons a year of hot rolled sheets, to be in oper- 
ation by mid-Summer 1951. Columbia Steel Co. at 
Pittsburg, Calif., will add cold reduced sheet and tin- 
plate facilities to the extent of about 215,000 net tons 
a year. These facilities also are expected to be in 
operation by mid-1951. Geneva currently supplies hot 
rolled coils for Columbia's cold rolling and tinplate 
mills, and after the expansion of facilities at both 
plants, sheet and tinplate capacity of the combina- 
tion will be about 640,000 tons a year 


Columbia’s new installations will include a con- 
tinuous pickler, a four-stand 54-in. cold mill, an elec- 
trolytic cleaning line, an electrolytic tinning line, four 
coil annealing furnaces, a side trim and recoil line, 
and a continuous sheet galvanizer. The latter will 
be the first of its kind installed in the west. Plans 
are also underway for expansion of facilities of 
Columbia Steel Co. near Los Angeles, but details will 
be announced later 


British Tinplate Production 
Hampered by Acute Labor Shortages 


British tinplate production is far below capacity 
because of severe shortages of labor, a handicap 
common to all pack mills in the British trade. British 
steel experts feel that annual demand for British 
tinplate will hold at about 800,000 long tons for many 
years to come, and may increase to as much as l,- 
000,000 long tons a year if export trade is fostered, as 
it has been since the war 

Tinplate production in 1937 in the United Kingdom 
was 957,800 tons, all of which was hot dipped. Dur- 
ing the war production fell off sharply to a low of 
258,700 tons in 1943; but the end of the war saw a 
steady rise in output to 571,700 tons of hot dipped 
and 37,752 tons of electrolytic tinplate in 1948. While 
1949 figures are not available, indications are that 
output was well over 600,000 tons 

Present plans provide for the expansion of electro- 
lytic tinplate capacity to about 500,000 tons a year 
This will leave about 300,000 tons a year to be pro- 
duced by hot dipping, or about what the present pack 
mill output is running. Thus, it is felt that all pack 
mills now in operation are likely to be needed for 
some years longer than was contemplated just after 
the war, when a general conversion to electrolytic 
production was anticipated 


Kaiser to Increase Aluminum Capacity 


Kaiser Aluminum & Chemical Corp., Oakland, 
Calif., announced plans for increasing its aluminum 
pig production by 80,000,000 lb to a total of 340,000,000 
lb a year. Immediately available is an increase of 
40,000,000 lb of pig in the annual capacity of the re- 
duction plants at Tacoma and Spokane. A complete 
seventh line of 140 electrolytic cells, reduction pots, 
will be installed at Spokane. The equipment was pur- 
chased from the Government aluminum plant at 
Riverbank, Calif.. which has been idle since 1945, 
principally because of lack of low cost electric power 

Plans also call for an increase in capacity at the 


Trentwood rolling mill at Spokane, which will enable 
the plant to produce 25 pct more sheet products; and 
a step-up in production at the company’s bauxite re- 
fining plant at Baton Rouge, La. In addition, the 
Newark, Ohio, plant is completing expansions and 
diversifications for additional products, and has 
brought out an entire line of rod, bar, and wire prod- 
ucts 

Kaiser Aluminum has also submitted to Govern- 
ment defense agencies a number of alternate plans to 
increase aluminum production at least 400,000,000 lb 
annually, as may be required by national defensé 
emergency 


D. H. McLaughlin to Speak At 
Ohio Mineral Industries Conference 


Ohio will take stock of its assets and evaluate its 
future at an Ohio Mineral Industries Conference, 
Sept. 25 and 26, in Columbus, sponsored by Ohio State 
University in conjunction with industry and the Ohio 
Department of Natural Resources. Horton H. Hamp- 
ton, vice-president, Industrial Development, Nickel 
Plate Railroad, who will handle registration and pro- 
gram details, cited the mounting international crisis 
as a factor in the need for the conference. The meet- 
ing will enable top management in the various 
branches of the mineral industry to discuss problems 
of mutual interest, and acquaint industry with the 
research facilities available in the state 

Donald H. McLaughlin, president of AIME, and 
president of Homestake Mining Co., will be the prin- 
cipal speaker on the opening day program. Papers 
will be given by S. J. Bowers, assistant director of the 
State Department of Taxation, on the tax situation 
as it affects the mineral industries; Dr. Richard J 
Lund of Battelle on the mineral marketing situation: 
C. V. Youngquist, chief of the Division of Water in 
Ohio, and Donald Gillis of Republic Steel Corp. on 
the future iron ore sources. Congressman John M 
Vorys, member of the House Foreign Affairs Commit- 
tee, will review the Korean situation, as dinner 
speaker at the Faculty Club 
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Riverside 


Two of the most modern 
placed in operation at the 
the Riverside Metal Co. One 
and Foundry Co., mill a fully 
strip mill. Installation of this and 
resents the first step in the 


strip 


mills 
Riverside 
is a United Engineering 
automatic 
a smaller mill rep 


complete 


Installs Two High Speed Strip Mills 


thickness of 0.030 in 
significantly 


mum 
range 


lave been 
NJ plant 
four-high Both 


modernization 


of the company’s strip mill capacity. Other new heat 

treating, rolling, and material handling equipment 

was placed in operation during July 
The larger mill, a 6°,x23x18 in. four-high mill, em Eutectic 

bodies the latest automatic design from the stand 


points of both manipulation and 

It will take coils weighing 700 lb and 
speed of 200 to 600 fpm It 

0.050 in. thick sheet down to 0.005 In 


work 


passes depending on the 


material 
is capable of reducing 


hardening 


for technical 


handling 
in non-fusion 


roll them at a 


to welding 


the number of 
structors 


properties 


of the metal and the finish temper specified 

A roller conveyor system surrounds the mill, so of non- 
that as a coil is drawn through the mill, it may be $500 as first 
sent back to the payoff reel over the conveyors or to third prize 


the Drever furnace for 
Continued productivity of the 


process annealing 
mill is 


protected 


mills are capable of 
tolerances much closer than those allowed under in- 
dustry standards 


This 
covers a large volume of River- 
side production of copper alloys in thinner gages 


down to 0.003 in 


producing to finished 


Eutectic Sponsors Prize Competition 


Welding Alloys 
nounced it would sponsor 
papers on 
welding 
1950 and closes May 31 
engineers 
university students and all others quali- 
fied to present basic principles of the art and science 
fusion welding 
prize 


Corp.. New York, an- 
a $1000 prize competition 
and development 
contest opens Sept. 1 
The competition is open 
metallurgists, in- 


research 
The 
1951 


researchers 


Three prizes will be awarded 


$300 as second prize, and $200 as 


Bush to Receive Fritz Medal 


by three selectively toned howlers. One goes into The John Fritz Medal Board of Award, consisting 
action in the event of a rise in temperature at the of four representatives each from the Founder Soci- 
motor generator bearings; the second is actuated eties, ASCE, AIME, ASME, and AIEE, have unani- 
by a drop in pressure in the mill lubricant; and the mously voted present the John Fritz Medal for 


third sounds if there is any interruption in the flow 
strip thickness may be con 
stoppage of 


of coolant. In addition 
trolled instantly and without 
with a flying micrometer 

The smallest unit is a 
with a top speed of 700 fpm 


2'ox9x9 In 
It rolls stock of a maxi 


1951 to 
the mill 
for notable 
Walter Hull 
Sulphur Co., 


four-high mill 


Vannevar 
contributions to his Country and to his fellow men” 

The medal was established in 1902 
scientific or 
Aldridge, president of 
was the recipient of the 1950 medal 


Bush, for “outstanding scientific 
and is awarded 
achievement” 
Texas Gulf 


industrial 
the 


Coming Events 


Mining Congress 


Aug. 24.31, American 
Metal Mining Convention and 
t 


n, Fair Grour Sait Lake 


Expos 
City 


Aug 


ne 


29, AIME, Section Delegates meet 
m 


rectors 
Pioneer Room, Hotel 


ty 


Sept. 1, AIME, Minerals Benet atior 
Div Hotel Utah, Salt Lake City 
Sept. 3-8 American Chemical Society, 


National Chemical Exposition, Chicago 


Coliseum, Chicago 


sept 5-9. American Chemical Society, 


national hemica expositior 

Chicago ¢ eun cr 

Sept. 10-13, American Institute of Chemi 
eal Pngineers, Kadissor ‘ Mir 
nea p 

sept. Seelety for Applied Spectro 
seopy nyv-Va Training Cen 
con 

Sept. 15-16, National Seciety of Profes- 
sional Fagineers ne. W. Va 

sept. 18-22. Tndustrial Safety Lostitute, 
exe, Pa 

Sept. 19-21, American Seciety of Mechan- 
jeal Engineers, fall meeting Hotel 


Sheraton, Worcester, Mass 


Sept. 20, AIME, Carlsbad Potash Se 


tion, Riverside Country 


Sept. 25-29, Corrosion Short Course, N 
a an rr n Engine 


tional Asar er 
Case Inatitute f Techr 
land 

Sept. 26-29, Asan. of Iron and Steel Fn 


gineers, annual meer r and expos 
tion Cleveland Public Auditoriur 
Cleveland 

sept. 28, AIMEE, Lehigh Valley Se 
visit t Lehigh Navigation Coal © 
Lansford 


Oct. 3-5, American Institute of Flectrical 
Engineers, Baltimore 


et 1.4, AIME, Petroleum Branct 
Roosevelt Hotel, New Orleans 

Oct. 5, AIME, Ajo Subsection, Ajo, Ariz 

Oct. 11-12, AIME, Industrial Minerals 
Div Rocky Mt Section El Paso 


Texas 


Oct. 12, AIME, El Paso Metals Section 
El Paso. Texas 

Southern California 
and Petroleum 
Los Angeles. 


AIMF., 
Metal, Mining 
Branches, Elks Club 


Oct. 12-13, 


Section 


Oct. 138, AIME, Southwestern Section, 
Open Hearth Committee, Iron and Steel 
Div., Houston, Texas 


National Safety ¢ gress and 


Oet. 16-70 


Exposition. Industrial safety sessions 
Stevens, Congress. and Morrison Ho 
tela: traffic safety, Congress; commer 

il vehicle, farm and home safety, La 
Salle school rrison 


Oct. 17-20, AIME, Industrial Minerals 
Div fall meeting, Norman, Okla 
Oct. 18-19, National Conference on In 


tes, annua neeting 


dustrial Hydrau 

Sherman Hotel, Chicag 

Oct. AIME 
Hearth Committee 
fall meeting, Warwick Hotel 
t 


Eastern Section, Open 
Iron and Steel Div., 
Philadel- 


Oct. 20-21, Engineers’ Council for Profes- 
sional Development, annual meeting, 
Hotel Tudor Arms, Cleveland 


Mining Congress, 


fret. 22-24, American 
meta onvention 


and nonmetallic 
Hotel, Los Angeles 


Biltmore 


. Coal Div ind ASME, 


Hotel Statler, Cleveland 


National Metal Congress and 
International Amphithe- 
organi 


Hotel 


Oct. 73-27, 
Exposition 
iter Chicago articipating 

zations AIME 


Headquarters 


Sheraton; ASM, Headquarters Palmer 


House; American Welding Society, 
Headquarters, Hotel Sherman; Society 
for Non-Destructive Testing 


Oct. 27, AIME, Southern Ohio Section 
Open Hearth Committee, Iron and Steel 
Div., annual meeting, Deshler-Wallick 


Hotel, Columbus, Ohio 

Nov. 3, AIME, Pittsburgh Section of 
Open Hearth Committee Iren and 
Steel Div and Pittsburgh Section 
AIME, annual meeting, William Penn 
Hotel, Pittsburg! 

Nov. 14, AIME, Buffalo Section, Open 
Hearth Committee Iron and Steel 
Div all-day meeting, Stacler otel 
buffalo 

Nov. 24, AIMEE, Central Applachian Se 
tion and W. Va. Coal Mining Assr 
annual meetin Greenbrer White Su 


phur Springs, W. Va 


Nov. 26-Dece. 1, American Seciety of Me- 
chanical Engineers, onnual meeting, 
Hotel Statler, New York 


Exposition of 
Engineering, 


New York 


Nov. 27-Dec. 2, Na 
ower 
Grand Central P 


slace 
Dec. 7-9, AIMF, Electric Furnace Steel 


Conference, Iron and Steel Div., Hotel 
William Penn, Pittsburgh 


Jan. 15-17, 1951, AIME, Minnesota Sec 
tion, annual meeting. Mining sympo- 
sium conducted by Center for Contin 


iation Study, University of inesota 


Plant Maintenance Show 


Cleveland 


tan 15-18, 
Auditoriun 


Feb, 18-22, 1951, AIME, annual meeting 
Jefferson Hotel; Metals Branch ses- 
sion, Statler Hotel, St. Louis. 


Mar. 18-16, National Assn. of Corrosion 
Engineers, 1951 conference and ex! 
tion, Hotel Statler, New York 


a. . 2-4, 1951, AIME, Open Hearth and 
Zlast Furnace, Coke Oven and Raw 
Materials Conference, Iron and Steel 
Div., Statler Hotel, Cleveland. 
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Taconites 


Are Ready 


by John V. Beall 


Editor, MINING ENGINEERING 


JOLITICAL developments, the impact of Ko- 
rean warfare necessitating immediate rearma- 
ment plans, and recent developments in mining 
taconites, a low-grade iron ore, have focused 
attention on their immediate exploitation to fill 
the gap of diminishing high grade reserves. The 
question of rich foreign ores vs. low grade de- 
velopment is past. Both sources are needed, and 
emphasis is on the immediate large scale utili- 
zation of taconites 

In the past three months several things have 
occurred that add to the taconite picture: (1) 
Pellets have been used successfully in ihe blast 
furnace by steel producers. (2) In Congress, HR 
8512 was introduced by Congressman Blatnik of 
Minnesota to amend the lending powers of RFC 
to permit long term loans on basic mining de- 
velopments, particularly the taconites, which 
may be needed for the strengthening of the na- 
tional economy. (3) Walter S. Tower, president 
of the American Iron and Steel Institute, an- 
nounced that American steel companies are 
planning expansion of 6,000,000 tons of steel- 
making capacities in the next few years. (4) The 
outbreak of war in Korea has obliged the United 
States to rearm and make plans for a semi-per- 
manent defense establishment to which 10 to 12 
pet of the national income will be budgeted. (5) 
Startling new advances have been made in The 
Linde Air Products Co.'s jet-piercing drilling 

The United States is now confronted with the 
problem of increasing steel capacity and at the 
same time of insuring enough iron ore to supply 
this increase as well as make provision for the 
rapidly decreasing supply of rich iron ore on the 


Mining ore by jet-piercing for the first experimental taconite 
concentration plant of the Erie Mining Co., at Aurora, Minn. 


Mesabi Range. Taconites, the low grade iron ore 
at the east end of the Mesabi Range, of which 
there are literally billions and billions of tons, 
are the immediate answer 

According to the Wall Street Journal on July 24 
“The Reserve Mining Co., backed by such steel- 
makers as the Armco Steel Corp., Wheeling Steel 
Co., and Republic Steel Corp., is reported ready 
as soon as the pending bill clears (HR 8512) 


For a comprehensive review of current and future conditions in 
relation to iron ore supplies for the American steel industry, see 
Journal of Metals, February |1950—"CERRO BOLIVAR—Saga 
of an Iron Ore Crisis Averted."” Domestic reserves of low 


grade ores and concentration investigations are described 


to seek a $100 million federal loan to build a tac- 
onite processing plant at Beaver Bay, Minn., to 
produce about 5 million tons annually of 60 pet 
to 65 pet in iron ore 

Experimental work indicates that pellets may 
be the final form, rather than nodules, agglom 
erates, or sinter. At Ashland, Ky., the Reserve 
Mining Co., which has obtained a lease from 
Mesabi Iron Co. on its holdings, built a pelletiz- 
ing plant that has been in operation since last 
spring. Sufficient pellets have been accumulated 
to start test runs in the blast furnace, starting 
with low percentages of pellets. Recent charges 
up to 70 pet of pellets have been handled satis- 
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factorily in the blast furnace. 

The Oliver Iron Mining Co. is going ahead with 
the construction of its experimental plant at 
Virginia City to determine whether agglomer- 
ates, nodules, pellets, or sinter is the best product 
for its fine ores and possibly concentrates from 
its future taconite developments 

The Pickands Mather & Co., in which Bethle- 
hem Steel and Youngstown Sheet & Tube have an 
interest, formed the Erie Mining Co., to mine 
the taconites at the west end of the Mesabi Iron 
Co. holdings at the east end of the Mesabi Range 
Here, an experimental mill of 2000 tons daily ca- 
pacity has been operating for more than a year to 
study the various production problems of crush- 
ing, concentrating, and pelletizing. The results of 
these studies will be used for the design and lo- 
cation of a large scale taconite processing plant 

Shipments of pellets have been made to the 
Zenith furnaces of the Interlake Iron Co., but 
smelting results are not available yet. At Leb- 
anon, Pa., studies on pelletizing are being con- 
ducted by Bethlehem Steel Co 


Improved Jet-Piercing 


One of the factors that makes the mining of 
taconites economic and feasible has been the 
development of the Linde Air Products Co.'s jet- 
piercing drill. The magnetic taconites are ex- 
tremely hard. Formerly, no more than 10 to 15 
ft a day could be drilled with a churn drill. Jet- 
piercing literally can burn holes in the taconites 
at an average speed of 17 fph, but improvements 
in burner heads will probably increase this fig- 
ure Present nominal 6-in. diam jet-pierced 
holes are a large percentage 8-in. diam. Jet 
pierced reaming of these holes, presently under 
Study, will make possible the use of an 8-in. ex- 
plosive charge instead of the present 6-in. The 
increased powder charge improves breakage of 
these larger holes; far better than breakage in 
the early 6-in. holes, which gave around 30 tons 
per ft of hole. A complete test unit of the Linde 
Air Products Co. jet-piercing drill has been in 
operation at the Erie Mining Co.’s taconite oper- 
ation for the past year or so. This remarkable 
innovation in drilling hard ground, still being 
improved for more effective performance (deeper 
and larger holes), is no less revolutionary in the 
taconites than was flotation in the case of the 
porphyry copper The impact of jet-piercing 
will in time make itself felt 

No costs of jet-piercing have been published, 
but it is reasonable to expect something less than 
$3.00 per ft. Due to the speed of drilling, how- 
ever, the Linde device can perform the equiva- 
lent work of ten churn drills in a single shift 
This means lirect economies in 
operation, such as being obliged to provide hous- 
ing for one-tenth of a normal drilling force, a 
large capital saving in a region like northeast 
Minnesota where there is no existing housing for 
the new personnel. Jet-piercing is revolutionary 
in its impact on lowering mining costs of taco- 


ome large inc 


nites. With negligible stripping and reduced oxy- 
gen cost for piercing by building a liquid oxygen 
plant on the range (or the use of lower purity 
oxygen than the present 98 pct being used), tac- 
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onites of Reserve Mining Co. and Erie Mining Co. 
should be mined at no greater cost per ton than 
the open pit porphyries; namely, 25¢ per ton. 

It is possible only to speculate as far as costs 
of producing taconite concentrates are con- 
cerned. Presumably they will not exceed produc- 
tion cost per unit of iron content of product of 
present underground ores. For an estimate of 
costs and profits, reference is made to the Con- 
gressional Record on May 23 wherein a letter 
from Arnold Hoffman is entered by the Honor- 
able John A. Blatnik. 


The following is a quotation from a portion of 
the letter: “The following estimate is based on 
an assumed concentrating ratio of 2.75 tons 
crude ore to 1 ton of pellets or sinter and costs 
determined from presently available data and 
figures of comparative open pit operations 


Mining and milling per ton concentrate, 


2.75 x 65: $1.79 
Pelletizing, per ton concentrate 1.00 
Local and State taxes, per ton concentrate 15 
Royalties, 8¢ per ton crude ore, 2.75 x 8 22 
Haulage, Babbit to Beaver Bay, 2 tons at 

le per ton mile, 55 miles 1.10 


( Up to 35 pet gangue eliminated at mine) 
Amortization, 18¢ per ton crude ore, 


2.75 x 18: 50 
Haulage, Beaver Bay to Ohio port 1.16 
Total cost per ton pellets $5.92 


Value ton 51 pet Fe ore at Ohio port $7.70 
Value ton 65 pet Fe ore at Ohio port 
at 15.le per unit above 51 pct 9.81 


Operating profit, per ton pellets $3.89 
Operating profit, per ton crude ore $1.40 


“This $1.40 profit figure makes no provision for 
a possible premium on pellets. A substantial pre- 
mium is possible, however, since pellets are pref- 
erable to direct shipping ores in the furnaces 
Not only is the blast furnace provided with a se- 
lected feed, hard and higher grade, resulting in 
greater unit production per ton of charge with 
consequent lower cost, but the introduction of 
pellets in the open hearth can reduce scrap re- 
quirements to a level where ‘home’ scrap from 
fabricating plants should meet such needs. Pel- 
lets make an excellent substitute for scarce lump 
ore, and with other advantages can easily com- 
mand a premium from the hard pressed steel in- 
dustry. In this event, profit estimate submitted 
might be revised upwards 

“It must be remembered, also, that there is an 
important saving in the transportation of pellets 
containing 65 pet Fe as compared to the lower 
grade direct shipping ores.” 

The capital investment for development of 
taconite is admittedly large, $15 to $20 per ton 
of pellets, but this compares with the cost of 
building a fleet of ore vessels and other develop- 
ment work in isolated or uninhabited areas to 
supply the needs of our steel industry from 
abroad. Especially with the uncertain interna- 
tional picture and the threat of war, it is of 
prime importance to the security of the United 
States that an adequate supply of iron ore be 
developed within our own borders 
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I pe obtain a more uniform charge and faster 
charging time at Keystone Steel & Wire Co., 
the time of the scrap preparation crew and the 
stockers is scheduled to make the best use of the 
scrap available. 

Previously, the use of the scrap preparation 
crew in loading No. 2 heavy melting scrap in 
charging boxes lying on the ground was de- 
scribed. This is believed the most satisfactory way 
to obtain the highest weight per buggy. 

During May and June, 1949, two furnace op- 
eration was in effect the greater part of the 
time and one buggy of coke (3900 lb) was charged 
with 80,000 lb of iron. The average charging 
time was 5 hr, 55 min, averaging 57 buggies of 
scrap and iron per charge. The average produc- 
tion of ingot for this time was 12.42 tons per hr. 
The No. 2 heavy melting loaded in boxes on the 
ground averaged 760 lb heavier per buggy than 
those loaded on the buggy. 

During July, 1949, on three-furnace operation, 
142 heats were charged, of which 31 pct used 
one buggy of coke (3800 Ib) with 80,000 lb of iron 
with an average charging time of 6 hr, 14 min, 
averaging 55 buggies of scrap and iron. No coke 
was used on 69 pet of the charges but 33 pct iron 
was charged, with an average charging time of 
5 hr, 34 min; averaging 37 buggies of scrap and 
iron per charge. The No. 2 heavy melting loaded 
in boxes on the ground was 900 lb heavier than 
when loaded on the buggies (5253 to 4351 Ib, re- 
spectively). The average production in July was 
12.39 net tons of ingot per hr. 

In September, 1949, the scrap loading person- 
nel was changed by decreasing the size of the 
scrap preparation crew and using the men to 
add to the stockers. A scrap foreman was as- 
signed to each turn to supervise loading all ma- 
terial used to charge the furnaces spotted by the 
stock foreman. During that month, no coke was 
used and 36 pct iron was used, of which 20 pct 
was mold scrap, 10 pet cast iron carwheels, 3.5 
pet pig iron, and 2.5 pct miscellaneous cast. No. 
2 heavy-melting loaded on the buggies accounted 
for 10 pct of the steel charge, averaging 4290 Ib 
per buggy; 14 pct was No. 1 heavy-melting aver- 
aging 5880 lb per buggy. The remainder was 7 
pet turnings, 2 pct No. 2 bundled sheets and mis- 

cellaneous (mill scrap, No. 2 bushelings, etc.). 
Average charging time was 5 hr, 34 min, averag- 
ing 46 buggies of scrap and iron per charge. In- 
gots produced totalled 12.66 net tons per hr. 


William Schwinn is associated with the Keystone 
Steel & Wire Co., Peoria, Ill. 


Charging Practice: 


Its Effect on Open Hearth Output 


by William Schwinn 


The use of oxygen would be impractical unless 
it is possible to keep the average charging time 
below 5 hr, 30 min. The average charging time, 
fast and slow, of five heats was taken to show 
that by decreasing the charging time through 
the use of heavier scrap and good iron, ingot 
production is greatly affected when using oxygen. 
On five heats charging in less than 4 hr, the 
average charging time was 3 hr, 42 min, using 
36 buggies of scrap and iron, consisting of 41.6 
pet iron, 40.7 pet No. 1 scrap, and 17.7 pet mis- 
cellaneous (mill scrap and bundied sheets). The 
average tap to tap time was 10 hr, 11 min, and 
ingots produced was 15.91 net tons per hr using 
13,000 cu ft of oxygen per heat. Five heats aver- 
aged 6 hr, 32 min, using 53 buggies of scrap and 
iron consisting of 30.3 pct iron, 8.2 pct No. 1 scrap 
and 35.1 pet No. 2 scrap and 26.4 pct miscellane- 
ous. The average tap to tap time was 13 hr, 25 
min, and ingot production was 12.25 tons per hr 
using 16,000 cu ft of oxygen per heat 

October, 1949, was an all-time record month 
A total of 192 heats of all grades were charged 
and tapped using a 31 pct iron charge, consisting 
of 15 pect mold scrap, 5 pet cast iron carwheels, 
2 pet pig iron, and 7 pct miscellaneous cast. The 
steel charge consisted of 20 pct No. 2 heavy-melt- 
ing, averaging 4290 lb per buggy, 14 pct No. 1 
heavy melting averaging 6080 lb per buggy, 6 pct 
No. 2 bundled sheets, 6 pct turnings, 14 pct 
blooming-mill crops, and the rest miscellaneous 
The average charging time was 5 hr, 30 min, us- 
ing 44 buggies of scrap and iron per charge. In- 
got production for this month was 14.49 net tons 
per hr. 

Realizing that ample switching facilities are 
important in obtaining a low average charging 
time, a 65-ton diesel electric locomotive was pur- 
chased to serve the open hearth along with a 70- 
ton steam locomotive. These two engines were 
put on a 24-hr schedule to service the open 
hearth floor and deliver ingots to the soaking 
pits. They are under the direct supervision of the 
stock foreman. A further reduction in charging 
time was realized by the addition of a scrap load- 
ing foreman, thus allowing the stock foreman 
to give more attention to the switching needs 
Not enough time has been available to make a 
thorough check of what has been accomplished 
but it is felt that charging time and production 
have been improved. During the last 17 days of 
March, 1950, 90 heats of all grades were tapped 
with an average charging time of 5 hr, 5 min. A 
new higher average of 14.84 net tons per hr of 
ingots produced was obtained during this period, 
with an average consumption of oxygen of 17,900 
cu ft per heat. 
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Metal Fractures Modeled 
By Other Materials 


Fig. 1A (left) Bakelite ( . 15) 
B (right) Molybdenum ( . 100) 


by A. M. Sullivan 
and 
J. A. Kies 


N interpreting the features observed Visually on 
fractured 
lish between marking: 

material under observation 

istic of fracture itself 
Examination of surface 
methods ha 


important to distin- 
characteristic of the 
and those character 
of plastics fractured 


by variou indicated that these ma 


terials may serve as convenient models to study 
the morphology of fracture However, a basic 
inderstanding of fracture mechanisms can be 


} 


evolved only from those features which are com- 
mon to all materials which break. For this reason, 
it seems pertinent to illustrate the similarities 
observed to date. Fig. 1 to 7 are provided for this 
purpose, although some have appeared separately 
as indicated 

In Fig. 1A the fan 
the impact of 
ture at this point in 


haped pattern results from 
a nail punch, which initiated frac 
the Bakelite specimen. The 
Same type of pattern i the molybdenum 
Surface of Fig. 1B, indicating fracture initiation 
here also. This feature has been remarked by 
De Leiris'. Within polycrystalline material, it 
Must be noted that regardless of the position of 
the outside 


force with respect to the specimen 
Alterations in the stress distributions will cause 
initiations of fracture in variously oriented grains 
at variance to the direction of overall fracture 


Fig. 2 contrasts Lucite (A), and a high mangan 
est eel, (B). The parabola shaped elements indi 
cating separately nucleating fracture are identi- 

t he focus showing 


cal even to the circular area at t 


le position of the operative flaw 

Fig. 3 shows how changes in velocity are trans 
lated into surface feature Fig. 3A shows a face 
pall from heavy armor. The smooth and rough 


band indicati ehanges in fracture velocity 
find their counterpart in similar regions of Fig 
3B, which shows the back of a sheet of film from 
Which the emulsion has been stripped at varvine 
peed 

Fig. 4 illustrates thi ame feature in another 
Way. In Fi tA a 0.25 in. piece of cellulose ace 
tate was loaded in a te lle machine and un 
loaded at regular increments of crack extension 
These unloadi: correspond to the spaced 
curved line in the photomacrograph. By an- 
alogy, Fig. 4B, a strip tensile specimen of silico 

MoS in and J. A. Kies are Met ts in the 
Vec) D \ Rese hil t Was) 

D 
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ferrite, which was broken in tension without un- 
loading, was subject to velocity changes during 
fracture since these same curved markings ap- 
pear in the surface of a cleavage type fracture 

Similarly, one may recognize such regions in 
Fig. 5, where fractures of Lucite, glass, coal and 
molybdenum are available for comparison 

Finally, in Fig. 6 are examples of so-called 
type of fracture. This occurs when 
separately initiating discrete elements of frac- 
ture, occurring ahead of a main fracture path, 
join to separate the material. Here can be seen 
wheels rather than parabolas, since the speed of 
fracture of these separately nucleating elements 
is the same in all directions and greater than 
that of any main fracture which might overtake 
them In Fig. 6 such a wheel is seen in Lucite 
(A); in tool steel (overheated and slowly cooled 
before fracture) (B); in Lucite (C) a series of 
separate wheels formed under shock conditions, 
which have not joined one another on the same 
level as yet; and the shattered surface of a 
hardened steel bearing (D) shows the same type 
of configuration 

The similarities displayed are emphasized so 
that it may be recognized that many fractures 
in various materials occur by the same basic 
mechanism, the observed differences being the 
result of the scale of the operations. This mech- 
anism consists in the opening and joining up of 
initially independent elements of fracture which 
start ahead of and finally determine the main 
fracture path. The individual starts and group- 
ings of these elements are influenced by flaws, 
velocity changes, and unloading stiffness and 
are reflected on a larger scale in the overall ap- 
pearance of the fracture whose grosser elements 
have been produced in the same general way 


plosive 
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Fig. 2A (left) Lucite ( 500) 


6B (right) Manganese 
Steel 40) 


Fig. 3A (left) Armor Spall (. 0.5) 


B (right) Stripped 
Film Back (. 100) 


Fig. 4A Cleft) Cellulose 
Acetate 51) 


B (right) Silicon 
Ferrite 1000) 


Fig. 5A (left) Lucite ( 100) 
B (right) Glass (~ 100) 


Fig. 5C Cleft) Coal ( . 500) 


D (right) Molyb- 
denum 500) 


Fig. 6A Cleft) Lucite 500) 
B (right) Tool Steel ( 500) 


Fig. 6C (left) Lucite (. 20) 
D (right) Steel 


Bearing ( 20) 
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A New 


Corrosion Test 


| Alternate Condensation method for test- 
ing corrosion resistance of a metal or the 
corrosion protection provided by a coating on a 
1etal appears to offer a technique more com- 
parable to normal weather corrosion action than 
any yet devised. Unlike any of the generally 
used corrosion resistance testing methods, it uses 
a@ condensate rather than a dip or a spray to 
effect the corrosive action on the metal 

Salt spray tests, universally used, have been 
accepted as a standard method of measuring 
continuity of surface coatings rather than cor- 
rosion protection. Such tests are subject to cer- 
tain limitations. They are applicable directly 
Only where sea or salt air is a factor. Other 
types of tests are in use in various procedures 
for corrosion testing, such as artificial rain. The 
latter, however, will frequently bridge over pin- 
holes so that no particular effect is shown, even 
though the surface may have imperfections 
Spray washes as used in some weathering ma- 
Chines frequently serve to clean the surface of 
the test sample, washing away the corrosion 
Products and decreasing the corrosion rate 
The Alternate Condensation method has none 
of these particular limitations. Dew is water con- 
densed from the atmosphere. Water in the form 
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by Thomas E. Lloyd 
Editor, JOURNAL OF METALS 


of a thin layer of dew or condensate is water of 
maximum corrosivity in most intimate contact 
with the surface of a sample. It actually searches 
out pinholes, and never bridges them. 


Sam Tour & Co., New York, worked out this 
Alternate Condensation corrosion testing method, 
which appears to fulfill the need for a corrosion 
testing technique that closely approximates 
actual weathering conditions in areas not 
affected by salt spray or salt air. It accelerates 
to about a 4 min time cycle the weathering ac- 
tion of a full day in any area where the day to 
night temperature gradient is sufficient to cause 
dewing 

One of the main features of the testing method 
is its adaptability to a variety of atmospheric 
conditions. Specimens can be exposed to varying 
temperature and varying humidity conditions, as 
well as to air carrying desired contaminants in 
controlled quantities. Furthermore, the equip- 
ment is inexpensive and quite easily assembled 

The apparatus consists of a turntable, upon 
which samples to be tested are mounted, and 
chambers or tunnels through which the turn- 
table revolves so that samples are exposed to the 
atmospheric conditions of each chamber. In one 
chamber, there is directed against the samples a 


Fig. 1—The Alternate 
Condensation  corre- 
sion testing machine 
is inexpensive to con- 
struct, and duplicates 
atmospheric condi- 
tions. The dewing or 
condensing chamber 
is to the left and the 
drying chamber is to 
the right. Similar 
chambers can be add- 
ed for the use of at- 
mosphere contami- 
nants such as SO 
and HS. The drum- 
type specimens have 
various finishes, which 
are being tested. 
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stream of air that has been saturated with water 
vapor at a thermostatically controlled tempera- 
ture of 160° to 170°F. As the sample is dry and 
relatively cool upon entering this chamber, con- 
tact with the warm, humid air causes it to be 
covered rapidly with a film of condensed mois- 
ture. This condensate remains on it as it passes 
through the chamber. 

In the second chamber, air at an approximate 
temperature of 70 F and a relative humidity of 
25 pet is directed against the sample. This air 
condition is obtained by compressing air to 75 to 
100 psi and then passing it through an after- 
cooler and separator to bring it back to room 
temperature and remove the condensed moisture. 
The cooled and dried air upon expanding against 
the face of the test panel, rapidly absorbs heat 
and moisture from it. 

The turntable used for mounting the speci- 
mens is driven at a predetermined speed by a 
geared motor. A controlled hot water tower is 
used to produce the warm saturated air at any 
desired temperature, and a water-cooled con- 
densor is used to cool the dry air for chilling the 
samples. If warm air drying is desirable, an elec- 
tric heating element can be provided for a drying 
fan, and chilling can be subsequently handled. 
If sulphur dioxide or hydrogen sulphide, or other 
contaminants are desired, they can be introduced 
in a chamber arranged to follow the condensing 
chamber. 

After drying and cooling, the sample again 
passes into the first chamber where it again con- 
denses a film of moisture on its surface, and the 
cycle is repeated. The complete cycle can be car- 
ried out every 4 min or 15 times an hr. These 
alternate exposures to cool dry and warm humid 
conditions cause rather rapid corrosion of the 
test specimens, and are more clearly an acceler- 
ated reproduction of the actual corrosion condi- 
tions most commonly met than most other accel- 
erated corrosion tests. 

Samples of various sizes and shapes can be 
handled equally well. Fig. 1 shows a series of 
drum type specimens mounted in the testing 
equipment. In another test, a sample of steel was 
tested that was triangular in shape and meas- 
ured about !'gx!4x!4 in. It was first mounted in 
Lucite so as to expose one surface, which surface 
was ground to remove hardness impressions that 
had been made previously. It was then polished 
with No. O paper. After four control samples had 
been prepared, all specimens were cleaned with 
carbon tetrachloride and methyl alcohol, and 
then exposed to the test. 

The specimens were exposed on the basis of a 
4 min cycle, with the warm air at 120 to 130 F 
and 100 pet humidity. They were fan dried at 
room temperature and chilled with dry air at 
60°F. This cycle of exposure was continued for 4 
hr or 60 complete cycles. Fig. 2 shows the five 
samples after the exposure test, the control 
samples being those of rectangular shape and the 
test sample being the small triangular piece. 

This method of corrosion resistance testing 
permits many specimens to be placed on the 
turntable. As in all corrosion testing, however, 
specimens must be properly prepared and thor- 
oughly cleaned. In one particular exposure test 
made at the laboratories of Sam Tour & Co., the 
following specimen preparation and testing tech- 


Fig. 2—The enlarged triangular sample 
shown in the center was actually about 
'.x'yx'y in. in size, and for corrosion test- 
ing was mounted in Lucite. The four other 
specimens were control samples. 


niques were used. 

Plates, 3x4 in. and 3x6 in. were cut from 0.030 
in. thick steel sheet. Each plate was surface 
ground on one face to remove all surface film and 
oxides, carefully weighed, and then coated with 
a rust preventive solution until all specimens 
were ready for exposure. When ready for expos- 
ure, specimens were degreased in carbon tetra- 
chloride solution and mounted on the turntable 

The specimens were visually examined every 24 
hr for the first ten days, and weekly thereafter 
After 35 days of continuous exposure, the sam- 
ples were cleaned to remove the corrosion prod- 
ucts. This cleaning consisted of scrubbing with a 
bristle brush; washing in warm water; and 
cleaning with a steel wire brush in a 5 pet sul- 
phuric acid solution containing 2 m! of Rodine 
per liter of solution. The samples were then re- 
weighed and the loss in weight, in milligrams per 
square decimeter per day (mg per dm: per day), 
and inch penetration per year, was calculated 

In addition to these Alternate Condensation 
tests, salt spray examinations and many months 
of outdoor exposure tests were made on this same 
series of steels. These steels ranged from ordi- 
nary carbon steels to 17 pet chromium stainless 
steel, and included certain special analysis steels 
that were being tested for their alleged high re- 
sistance to surface attack 

The results of these examinations showed that 
the special analysis steels were not superior to 
other carbon grades as far as resistance to corro- 
sion attack on the surface was concerned, and it 
was quite evident that the Alternate Condensa- 
tion method of testing bore out these findings as 
clearly and as conclusively as any of the other 
methods of testing. 

While not a cure-all for difficulties encount- 
ered in procedures of corrosion resistance exami- 
nation, the Alternate Condensation technique of- 
fers the laboratory technician a new tool and one 
that will approximate actual conditions caused 
by weather exposure. Furthermore, the tech- 
nique permits acceleration of these conditions 
sufficiently to make the method adaptable where 
time is short and concrete evidence is required. 
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DI NG — The Malcomizing process is a surface 


hardening process developed and pat- 
‘ ented by the Chapman Valve Mfg. Co., 
Effect on Fatigue Indian Orchard, Mass. This process is an 
exclusive nitriding process primarily de- 
veloped to permit surface hardening of 
both the austenitic and ferritic stainless 
Strength of steels. The stainless steels cannot be suc- 
cessfully nitrided by the conventional ni- 
4 ° triding process because of the chemically 
4 Stainless Steel inactive film of chromium oxide on the 
surface of the work. It is necessary to 
wy reduce this film by means of nascent hy- 
} drogen before the surface of the material 
will combine with nitrogen 


a by V. T. Malcolm 
hy and of stainless steel has been investigated by means 
S$ low of three types of tests, the rotating beam fatigue 
test, the Kden-Foster repeated impact test, and 
the Reuyfex vibratory fatigue test. The rotating 
the re are many applications of stainless steel Table |—Chemical Compositions of Steels Tested, Pct 

i that subject the part to repeated full, or par- Sestenstton Type 410 Type 304 
tial, reversals of stres The choice of stainless - 

f Steel for these service conditions is usually based Me 

fn on the materials resistance to other of the service > 
‘ conditio: ich as corrosion, oxidation, etc. Un- 5 
fortunately, neither the austenitic nor straight Ni 
chrome stainless steels have particularly high 
fatigue strengths, especially in the notched con 
Table Il—Heat Treatment: Type 304-1950 F Anneal; Type 410 

‘ 1580 F. Oil Quench 
factory means of increasing the fatigue life with- ee arena 

Out materially sacrificing the other desirable — 
propertie of the base material This increase Designation Annealed Malcomizred Annealed Malcomized 

V in fatigue life is attributed to the compressively Tensile Strength, Ps 
Stressed case on the surface of the piece. X-ray 
so diffraction measurements of this stress indicate Elongation in 2 in., Pet 
: it to be in the order of 38.000 psi. Fig. 1 illustrates a Ke Sit ee 7 
the stress distribution in the case of a nitrided 
Material FtLb 
The case depth of Malcomized stainless steels U.S Patent Nos 2.262.690 and 2 2/8.973 
“ is 0.007 to 0.010 in. for the austenitic stainless Sore 
; steels and 0.014 to 0.020 in. for the ferritic stain naw 

i less steel The case hardness is approximately 

“ness ni he No Vic ty 

VS ain beam fatigue tests were run or both notched and 
Malcomized stainless steels. The compositions of unnotched bars in a R.R Moore high speed 
the steels tested are given in Table I. and heat fatigue testing machine. Typical “S-N curves 

: treatments and room temperature physical prop for Types 304 and 410 steels are illustrated in 


erties are given in Table II 
rhe effect of nitriding on the fatigue strength 


j 
Fig. 2—Transverse Case Hardness of Stain- 
Fig. 1—Surface Stress Imposed by Nitriding less Types 304 and 410, Malcomized. 
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Fig. 3—Fatigue Test AISI Type 304, 
Annealed. 


Figs. 3 to 5. The effect of the compressively 
stressed case may be readily noted. 

The effect of the case on Type 304 is revealed 
in Table III, which contains data obtained from 
two vibratory fatigue tests. The effect on the 
core of aging at the time and temperature of the 
surface hardening treatment, with respect to en- 
ergy absorbed in the repeated impact test is 
clearly shown in Table IV, which with Fig. 6 
illustrate the effect of the core on repeated im- 
pact type tests. The effect of surface hardening 


Fig. 5—Fatigue Test AISI Type 410, Heat 
Treatment: 1580 F, O. Q. Notched Bar. 


no conclusive evidence of sigma formation. The 
deleterious effects of this carbide precipitation 
may be overcome by the use of columbium sta- 
bilized 18-8. 

Generally speaking, the fatigue strength of un- 
notched Type 410 material may be increased 15 
pet by means of surface hardening. A correspond- 
ing increase of fatigue life of 30 pct may be ob- 
tained for Type 304 material by surface harden- 
ing. The fatigue strength of notched Type 410 
material may be increased 750 pet by means of 


Table liI—Kayflex Fatigue Test: Type 304 Cold Rolled Sheet 
0.03! in. thick 
Not Malicomized Malcomized 

Extreme Fiber Stress, Psi ‘ 4 

Frequency of Vibration, Cps 

Specimen Dimensions, in 

Cycles to Failure 


Table |1V—Eden-Foster Repeated Impact Test Results: Type 304 
Materia! 

Thermal History Energy Absorbed, Ft-Lb per Sq in 

Annealed 474 

Surface Hardened 

Aged at the Time and Temperature 

of the Surface Hardening Treatment 


on this type of test is more complex. In general, 
the case effect is overshadowed by the core effect. 
From the hardness data plotted in Fig. 6 for Type 
410, it is apparent that the effect of the surface 
hardening treatment is approximately equivalent 
to a 1580 F oil quench followed by a two hour 
draw at 1150 F with respect to the total energy 
absorbed in the repeated impact test. 

Although there is some carbide precipitation 
during surface hardening of Type 304, there is 


Fig. 4—Fatigue Test AISI Type 410, Heat 
Treatment: 1580 F, O. Q. 


V. T. Malcolm is Director of Research and S. Low is 
Research Engineer for the Chapman Valve Mfg. Co., 
Indian Orchard, Mass 


surface hardening. 

There have been many applications of the 
surface hardening process to stainless steel parts 
to improve their fatigue life. Notable among 
these are collector rings for aircraft engines, ex- 
pansion joints for the exhaust of internal com- 
bustion aircraft and locomotive engines, flexible 
exhaust ducts for jet aircraft engines, sucker 
rods for oil pumps, steam turbine blading and 
many others. 


Fig. 6—Eden Foster Repeated Impact, 
AISI Type 410. 
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NEW flameproofing chemical for cotton tex- 
f tiles was accidently discovered by the Trees- 
dale Laboratories, Inc., Mars, Pa. Called “Perma- 
proof 300,” the compound is unaffected by re- 
peated washings and has undergone stringent 
tests by Jones & Laughlin Steel Corp., Pittsburgh. 
The compound originally under investigation 
for the prevention of mildew in textiles, accidently 
Spilled over on a fragment of cotton cloth. Some 
time later, an inquisitive technician happened to 
hold the piece of saturated cloth over an open 
flame and discovered that it would not burn 


Flameproof Clothing Guards Against 


Burns From Hot Metal Splash 


not mildew. Processing adds to the cloth dura- 
bility and although cloth will char when exposed 
to intense flame, it does not burn or glow after 
the source of heat is removed. 

Always searching for new safety ideas, Jones 
& Laughlin Steel Corp., one of the country’s larg- 
est steel makers, had cotton work clothing treated 
with the compound. For years cotton cloth treated 
with a soluble flameproofing has been available, 
but the flameproofing is effective only as long as 
the material is not washed or exposed to moisture. 
For a year the J&L safety department subjected 


clothing treated with the new compound to ex- 
tremes of operation hazards. After hanging up 
treated work trousers and pouring molten metal 
over them, welding within inches of the jackets, 
Can cloth treated with the compound be sub- and putting the torch to the cloth, safety men 
jected to repeated commercial washing without were convinced that the cloth was flameproof 
; any effect on its flameproof quality, but the cloth The haunting fear, facing many industrial 
’ retains much of its softness and porosity, does safety men, that a spark or splash of molten 
not become tacky, color is not affected, and the metal might set fire to the clothing of exposed 
chemical contains no skin poisons or irritants workmen, should gradually disappear with the 
The treated cloth is shrink resistant, and will expanding use of flameproofed clothing 


Chemists of the B. F. Goodrich Chemical Co., 
developed one of the basic ingredients of the 

Fy compound and “Permaproof 300,” after 10 years 
of research, is ready for commercial use. Not only 


Fig. 1—These flameproofed trousers were sub- 
jected to several severe washings with the most 
caustic materials and then completely dried be- 
fore the test was made. After the ladle containing 
liquid metal at 2800 F from the open hearth was 
emptied there was no flame or glow (Left). 


Fig. 2—The trousers are slightly charred but in- 
tact after one of the toughest tests that could 
have been conceived (Above). 
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Metallurgy Behind the Decimal Point 


Institute of Metals Division Lecture 


N a laboratory devoted to the furtherance of the 

science of communication, the breadth and vari- 
ety of the problems encountered are challenging to 
a metallurgist. In my own long association with the 
Bell Telephone Laboratories, our metallurgical 
group has dealt with a vast number of alloys, both 
ferrous and nonferrous, and with many materials in 
the border range of metallic properties. The ob- 
jectives of our design engineers embrace every 
phase of telephony, and the properties they desire in 
metals are generally unusual, frequently unique, 
and often conflicting. Commercial alloys have not 
always been available with properties to meet a 
special requirement in the telephone plant, and 
many alloys have had, therefore, to be custom-made 

Anyone who has had the opportunity to observe 
the results of tests of all types on numerous such 
alloys, both commercially and specially produced, 
or who has taken part in the development of an 
alloy of some necessary, but new or unusual com- 
bination of properties, could not fail to be impressed 
by the frequency with which a desired goal has 
been reached or adequately approached through the 
presence of decimal quantities of alloying elements. 
Nor could one fail to be struck by the occasions 
when, conversely, removal of a minute amount of 
impurity element has rendered an alloy useful 

It is no exaggeration to state that the content be- 
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hind the decimal point often spells success or fail- 
ure, and the critical content is sometimes far to the 
right of the decimal point as I shall later illustrate 

The great effects of small additions have long 
been recognized and have, in fact, been described 
by many investigators. The importance of the 
minute, however, cannot be overemphasized. There- 
fore, in this discussion, I propose to illustrate for 
you some of the startling instances, drawn pri- 
marily from our own experiences, wherein small, 
even vanishingly small, proportions of stranger ele- 
ments in otherwise common aggregates have com- 
pletely changed the customary pattern of behavior 

No one property has a monopoly as to being dis- 
proportionately affected by minor elements. Nearly 
all properties are affected, but there is time here to 
include only a selected few. I have chosen, there- 
fore, three of general interest: strength, magnetic, 
and electrical properties. I shall inquire into both 
the mechanisms and consequences of these dispro- 
portionate effects and try to share with you the 
fascination and challenge of this field. 


Strength Properties of Lead and Lead Alloys 


To illustrate the effect of the minute on strength 
properties I have selected lead and its alloys, with 
which we have worked extensively for many years 
Lead has the advantages of being available in quan- 
tity in a state of high purity and of being fairly 
easy to melt and fabricate without contamination 
to any extent detectable by the spectrograph. It 
has the interesting disadvantages of recovery and 
recrystallization at room temperature. Whether I 
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2e - - exceeding five ten-thousandths of one percent. When 
f an attempt is made to anneal cold-rolled pure lead 
— at moderate temperatures, its tensile strength is in- 
o creased and not, as might have been expected, de- 
creased. This is shown in fig. 1, where tensile 
r 22¢ strength, after 83 pct reduction, is given as a func- 
. tion of temperature of heat treatment. The strength 
- | | | | . | rises to a maximum for a 130°C treatment, then 
ws falls off. The peak suggests an optimum aging 
é Fs temperature such as is usual under conditions of 
{ other heat treatments attempted in pursuit of such 
60 a mechanism fails to indicate that any such occurs 
4 6 2 6 Z 2ac 248 320 here 
MEAT TREATMENT TEMPERATURE IN DEGREES ENTIGRADE 
Fig. 1—Effect of heat-treatment temperature on 
the tensile strength of severely cold-rolled high- 
purity lead. 
hould use the term “recovery” at all is perhaps 
questionable, considering that for lead, working at 
: room temperature is the equivalent of hot working 
for most industrial metals. It is, for example, un- 
; certain that we can produce in lead any substantial 
residual stresses that persist for an appreciable time 
In any event, what we normally consider recovery a 
effects are masked by the predominance of recrystal- = 
lization at room temperature, and I shall use the = 
term recrystallization in what follows to denote 
: both nucleation and grain growth, and, as well, any 
: recovery” which may have had opportunity to oc- 
? : cur. The recrystallization variable requires that one 
apply meticulous attention to all details in fabrica- 
tion and testing to avert unpleasant surprises in the 
. form of seemingly unorthodox behavior. On the 
other hand, there is presented an excellent oppor- 
tunity to observe some fascinating phenomena 
#5 High-purity Lead: Before proceeding to a con- 
: ideration of the effects of small additions it is 
desirable to examine the strength characteristics of 
the commercial high-purity lead that was used in — 
these studies. This lead has a purity of 99.998 pet, Fig. 3—Grain structure of the identical area of a 
no other metallic element being present in amount severely cold-rolled pure lead sample photographed 
during the progress of a tensile test. 
‘ XS. Area reduced approximately three quarters in 
3000 repreduction 
Clues as to the reason for this unusual strengthen- 
nan 33°C ; ing on annealing a pure material were found only 
when a detailed study was made of the tensile prop- 
erties of lead both as rolled and as heat treated 
% after rolling. The information is presented as con- 
2000 ventional stress-strain curves, that is, not converted 
2 to true stress and true strain, for on making the 
e conversion for all these curves no differences sig- 
© ees i nificant to those conclusions which I have time to 
| 4 H give at the present were obtained. However, one does 
> : detect by the conversion further phenomena which 
™ 1308° I hope we may bring to you in the near future 
— t In the first set of these, fig. 2, the middle curve, 
] } for cold-rolled lead, shows that it strain hardens 
| continuously up to 13 pct extension, after which it 
$0¢ + oftens as shown by the dip in the curve. No such 
e394 REDUCTION BY COLE softening is indicated in the other two curves which 
Lah ie Gane represent the behavior of the rolled lead after heat 
¢ ss AND QUENCHED If waren | treatment at a moderate and at a higher tempera- 
3 4 ture. The jagged nfiature and low maximum stress 
PER Cone shown by the lowest curve result from the large 
Fig. 2—Stress-strain characteristies of high-purity grain size produced by the high-temperature treat- 
lead. ment. The grains grew so large that a few individual 
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crystals occupied a dominant portion of the sample 
cross-section. 

The drop in stress, or softening, on extending the 
rolled lead (the middle curve again) might reason- 
ably suggest recrystallization. This time, lead does 
the reasonable. An analogous sample was etched 
continuously and periodically photographed on the 
same area in the course of the tensile test. The suc- 
cessive grain structures revealed in this are 
shown in fig. 3 and correspond to the adjacent loca- 
tions on the stress-strain curve. Definite recrystal- 
lization begins at point C, the start of the dip, and 
continues with further extension 

This dip, resulting from decrease of stress with 
further strain, requires that the rate of softening 
with recrystallization be greater than the rate of 
strain hardening produced by the forcible extension 
of the test sample. The rate of strain hardening can 
be controlled through the rate of extension. In doing 
so the time available for recrystallization is altered 
The balance between these simultaneous and oppos- 
ing processes is illustrated nicely in fig. 4 by stress- 
strain curves at various extension rates. The greatest 
rate of softening with strain occurs at the lowest 
rate of extension; the maximum negative slope of 
the curves becomes less pronounced as the speed of 
straining is increased. Furthermore, the strain at 
which the maximum stress occurs, located by the 
open circles, increases with the extension rate, and 
the maximum stress itself raised from 1600 to 
2500 psi. More extensive analysis will show that 
increased rate of strain hardening prior to recrystal- 
lization also is associated with increasing extension 
rate. 

Let us now re-examine the upper two curves of 
fig. 2 and recall the fact that the softening dip is 
associated with recrystallization and is completely 
eliminated by a moderate temperature heat treat- 
ment. It should follow that the heat treatment 
necessarily accomplishes some structural alteration 
which either prevents recrystallization, or which 
has some effect equivalent to this on the stress-strain 
curve. The upper curve shows that in this 


area 


1S 


Case 


NA As aged one month. 


STRESS IN 


Fig. 5—Grain structure of an identical area of a cold-rolled high-purity lead sample, before and after the 
heat treatment shown in fig. 2. 
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‘ig. 4—Effect of rate of extension on the stress- 
strain characteristics of severely cold-rolled pure 
lead. 


strain hardening continues throughout the test, past 
the previous critical point of strain at which soften- 
ing and recrystallization otherwise took place. The 
grain structures corresponding to each of the two 
curves, photographed on one area before and after 
the 133°C heat treatment, are shown in fig. 5. The 
structures are almost identical. Other samples, how- 


ever, rolled somewhat differently, may undergo 
major grain growth during heat treatment while 
maintaining the difference in tensile behavior 


Exhaustive examination leads to the conclusion that 
the changes responsible for the difference between 
the stress-strain curves must be submicroscopic. 
The strain-hardening behavior of severely rolled 
pure lead is thus seen to be as if—and at this stage 
I can claim only “as if’—very severe working pro- 
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Fig. 6—Effect of silver on the stress-strain charac- 
teristics of lead. 


duced a system of ill-comprehended “microfaults,” 
might possibly be residual microstrains o1 
minute structural discontinuities. These 
persist after the recrystallization incident to rolling, 

: or actually are produced by the incompleteness of 
The 


which 


possibly 


such recrystallization at room temperature 
; | addition of sufficient strain energy to this system by 
; : the tensile test might then, after a certain amount 
of further hardening, initiate the recrystallization 
ag observed during test 
ee The recrystallization is attended by softening, that 


The 
to recrystallization 


is, decreasing stress as extension is continued 
oftening is due, at least 
itself. In addition, it 
released with the relaxation o1 
faults. On the other hand a 


In part, 


mav be aided by the energy 


removal of the micro- 
heat 


moderate prior 


Pure lead 


1100 


Fig. 7—Effect of silver on grain size. 


005 pet silver 
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treatment may be postulated to remove the faults 
initially, as by more complete recrystallization, and 
so allow strain hardening to continue uninterrupted 
throughout the tensile test. The fundamental ques- 
tion then seems to be: what structural inhomogenei- 
ties, residual stresses, or other effects, are produced 
in pure lead by severe cold working, cause a relaxa- 
tion of strain hardening at a critical degree of strain, 
and are removed or negated by a moderate heat 
treatment? We hope some day to have the answer. 

The data presented thus far lend added meaning to 
my previous statement regarding the need for ex- 
treme attention to details in making and testing 
lead samples. The danger of unsuspected variables 
is sO great that the effects of impurities can best 
be investigated with limited batches of a number 
of materials similarly prepared and carried through 
rolling, aging, and testing schedules as 
a group. Great care must be taken in comparing the 
results of one experiment with those of another 
because of the probability that differences in pro- 
cessing do exist and affect the data 

Lead Alloys: With this somewhat lengthy back- 
ground I can proceed to the discussion of small 
alloying additions. The effects of the added elements 
on the strength properties of lead are, as would be 
expected, related to their influence on recrystalliza- 


identical 


tion. Fig. 6 presents stress-strain curves for pure 
lead and for lead containing 0.005 and 0.010 pet 


silver, respectively. The curves for the two alloys 
have steeper initial slopes; the silver has stiffened 
the lattice. Further, it has retarded recrystalliza- 
tion; the softening dip is increasingly de-empha- 
sized with greater silver content. And it has obvi- 
ously raised the tensile strength. 

Fig. 7 shows that silver has a marked effect on the 
grain size of rolled lead. We have found from 
optical and electron microscopy that lead-silver is a 
precipitation hardening system. The solid solubility 
of silver is about 0.10 pct at eutectic temperature 
(304°C) and is less than 0.005 pct at room tem- 


perature. Therefore the observed hardening and 


One month after severe cold rolling. 
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the retarding of recrystallization are associated with 
a solid solution plus a finely dispersed precipitate. 
Another precipitation hardening system, involv- 
ing minute quantities of a minor element, and one 
for which the solid solubility has been determined 
accurately, offers a fine opportunity to examine how 
hardening and recrystallization are affected when 
the small quantity of added element is, first, entirely 
in solid solution and then present partially as pre- 
cipitate. The solid solubility of calcium in lead de- 
creases from 0.10 pct at 328°C, the peritectic tem- 
perature, to 0.010 pct at room temperature. The 
stress-strain curves for pure lead and for three 
lead-calcium alloys are illustrated in fig. 8. Com- 
paring the curves for the 0.005 and 0.010 pct calcium 
materials, the solid solution alloys, with the curve 
for pure lead, it can be seen that as the amount of 
calcium in solid solution is increased the lattice is 
stiffened, and the tensile strength is increased. Yet 
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Fig. 8—Effect of calcium on the stress-strain 
characteristics of lead. 


these are small changes compared with the very 
large change occurring when the calcium content 
is sufficiently high to yield both the solid solution 
and a precipitate phase (0.025 pct curve). This 
shows quite clearly that with lead-calcium alloys 
the presence of the precipitate has far the greater 
effect on hardening. Evidence of the pronounced 
influence exerted by the Pb,Ca precipitate on re- 
crystallization can be seen in fig. 9 at X500 instead 
of X8, the magnification of the previous photographs 
Although the 0.03 pct calcium alloy was extruded 
20 years ago, in foresighted preparation for this 
occasion, it still retains the elongated grain struc- 
ture characteristic of extrusion. 

To add to the variety of the phenomena obtain- 
able there are instances also where small quantities 
of elements exert relatively little effect on the 
properties of pure lead when acting alone but dis- 
proportionately large consequences in combination 


Consider the striking illustration furnished by the 


stress-strain curves in fig. 10. When 0.005 pct nickel 
is added to high-purity lead A, some changes in 
strength and recrystallization properties are ob- 
tained. However, when high-purity lead B, con- 
taining only slightly greater amounts of impurities, 


Fig. 9—Grain structure of lead-0.03 pet calcium 
tape extruded at 205°C and aged 20 years at room 
temperature. X500. 


is used, the addition of the same amount of nickel 
results in a very significant change in the properties 
The difference in impurity content of the two leads 
is shown in the upper right hand corner of the fig- 
ure. The exact combination of minor elements and 
nickel that is responsible for this behavior is not 
known 

From the engineering standpoint our main concern 
with minor elements in lead has been in relation to 
the effects, good or bad, that they may have on 
cable-sheathing materials. One example will here 
have to suffice to illustrate the need for a vigilant 
watch over the impurity content of the cable- 
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Fig. 10—Effect of slight change in purity of base 
lead on the stress-strain characteristics of cold- 
rolled lead plus nickel. 
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Fig. 11—Effect of arsenic on the age hardening of 
high-purity lead-1 pet antimony alloy. 


heathing alloy. It was noted that when one com- 
mercial composition of antimony was used for mak- 
ing our lead-1 pct antimony cable sheath a variety 
of distressing troubles was encountered in the ex- 
trusion of the material. Moreover, the sheath pro- 
duced aged so fast and became so hard that it was 
difficult to unreel and install the cable. We found 
that the difficulty was due to small quantities of 
arsenic present in the antimony. The unhappy effi- 
ciency of arsenic in promoting rapid age hardening 
in this system is shown in fig. 11. Here two alloys, 
both water quenched, one containing no arsenic and 
the other 0.005 pct, were tested for tensile strength 
after various aging periods. The more rapid harden- 
ing and the higher strengths for the arsenical alloy 
are evident. The extrusion difficulties, too, were con- 
tributed by the arsenic. When arsenic-bearing lead- 
1 pet antimony alloys were extruded in the labora- 


tory under normal conditions, invariably Christmas 
tree shapes were produced instead of sound rec- 
tangular strip. The hot shortne is illustrated in 
fic. 12. The product is decorative but not useful 


Only by lowering the extrusion temperature and 


Fig. 12—Hot short- 

ness in extruded 

1'.-in. wide lead-1 

pet antimony tape 

caused by 0.008 pet 

arsenic contamina- 
tion. 


slowing down the rate of extrusion was it possible 
to produce sound material. This behavior is due to 
the intergranular presence of a low melting lead- 
antimony-arsenic phase which is liquid at normal 
extrusion temperatures. 

Before proceeding to the next section you may be 
interested in a photograph, fig. 13, showing a por- 
tion of our field laboratory at Chester, N. J. Here is 
shown an experimental installation of 36,000 ft of 
full size aerial cable used to check and supplement 
the laboratory data on the lead-calcium alloy that 
I mentioned previously. 


Properties of Magnetic Alloys 


Turning now to a consideration of the effect of 
minor elements on magnetic properties, I shall show 
how sensitive the ferromagnetic materials are to the 
presence or absence of small amounts of various 
elements. 

It is convenient as well as desirable for clarity to 
differentiate sharply, yet without too much detail, 
between the two subdivisions of magnetic materials 
The first includes all the mechanically soft, easily 


Fig. 13—Field laboratory for testing aerial cable 
sheath alloys. 


magnetized, and, we might say, “temporary” mag- 
netic materials as they ave also easily demagnetized 
The second includes all the mechanically hard, not 
easily magnetized materials, the “permanent” mag- 
nets. Although there are exceptions to the classifica- 
tion “soft” and “hard,” the use of these terms is 
quite apt. In a given soft magnetic material increas- 
ing softness parallels increasing freedom from mino1 
constituents and, indeed, is conditioned by this free- 
dom. The use of the term magnetic hardness conveys 
both the ideas of permanency of magnetization and 
f mechanical hardness. Hence in the permanent 
magnetic materials we seek a highly strained lattice 
through proper choice of alloying elements which, 
either by compound formation or by the formation 
of intermediate phases, will give possibilities of con- 
trollable precipitation. These precipitates under the 
correct physical metallurgical treatment may attain 
an optimum dispersion, resulting in a corresponding 
optimum of properties characteristic of the particu- 
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lar alloy concerned. Presence of quantities of other 
elements which may interfere with the efficiency of 
the strain-producing process is thus highly undesira- 
ble. A few examples from each of the two classes of 
magnetic materials will be discussed in turn. 

High Permeability Materials: The work of Cioffi 
and of Yensen and Zeigler in the field of soft mag- 
netic materials has shown the remarkable improve- 
ments in quality obtainable in iron by the successive 
reduction to vanishingly small amounts of a group 
of elements commonly present in iron. A typical 
illustration from Cioffi is given in table I. 

It will be noted that carbon, sulphur, oxygen, and 
nitrogen have undergone significant relative per- 
centage reductions by just 3 hr of treatment at 
1475°C in dry H, and that the value for maximum 
permeability has increased by more than four-fold. 
A further 15-hr treatment resulted in further de- 
creases of sulphur and nitrogen with a thirty-fold 
improvement in maximum permeability over the 
original. The elements reduced in quantity by this 
treatment are the ones which in solid solution in 
e-iron would be expected to strain the structure 
to a considerable degree because of their difference 
in valence from iron and probable interstitial loca- 
tion. Thus their reduction in quantity by purifica- 
tion has a relatively large effect on magnetic soft- 
ness as measured by permeability. 

An example of the effect on a specific magnetic 
property of a single element is that of carbon on the 
maximum permeability of iron crystals containing 
almost negligible amounts of sulphur, oxygen, and 
nitrogen. Yensen’s data, as indicated by the curve 


Table I. Effect of Impurities on the Permeability of Iron 


Maxi- 
Percent mum 
Permea- 
Material c N Mn si bility 
Armec 0.012 0.018 0.004 0.030 0.0018 0.030 0.002 7,000 
Iror 
A fte 2 0.005 1006 0.004 0.005 0.0003 0.028 10,000 
hr at 
1475°C 
ndry H 
After i8 0.005 0.003 0.004 0.008 0.0001 0.028 227,000 
hr at 
1475°C i 
dry H 


in fig. 14, show that the maximum permeability in- 
creases rapidly as the carbon content decreases be- 
low 0.005 pct. 

An example of the effect of a precipitated phase 
on magnetic properties is that of nitrides in ingot 
iron. Nitrogen has a markedly deleterious effect on 
the permeability of iron, an effect which increases 
with time. That, for years, this effect was not gen- 
erally recognized is not surprising because of the 
slowness of the aging at room temperature, and also 
perhaps because physical changes or the action of 
other minor constituents may have obscured the 
normally observable effects. Two typical cases from 
a series of carefully controlled experiments are il- 
lustrated in fig. 15. The aging process was accel- 
erated by heating for 700 hr at 100°C. The extent 
of the loss of quality in the aged low-nitrogen alloy 
is dependent upon the nitrogen content up to the 
solid solubility limit at room temperature of, prob- 
ably, about 0.001 pct of interstitially dissolved 
nitrogen. Hence in the samples of the 0.001 pct N 
alloy the course of the curve, permeability vs. flux 
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Fig. 14—Effect of carbon on maximum permeability 
of iron. 


density, is not affected significantly by aging at 
100°C. With the alloy of higher nitrogen content, 
0.005 pct N, there is superimposed upon the solution 
hardening an effect due to the formation and pre- 
cipitation in critical dispersion from supersaturated 
solid solution of a nitride. Illustration of this is 
given by the two lower curves. The difference in 
the position of the curves represents the loss in 
permeability due to the “hardening effect” of the 
nitride precipitate. This effect is substantially 
eliminated by heating to 200°C which dissolves the 
precipitated nitride. That this represents a return 
to a state of supersaturated solid solution is indi- 
cated by the reversibility of the process. The effect 
of nitrogen on magnetic properties is further illus- 
trated by fig. 16 which shows how the maximum 
permeability for aged low-carbon iron varies with 
nitrogen content. 
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Fig. 15—Effect of nitrogen on permeability of 
Armco iron. 
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Fig. 16—Maximum permeability vs. nitrogen con- 
tent for aged low-carbon iron. 


Before leaving the soft magnetic materials, an in- 
tance will be given to show the profound effect on 
magnetic quality of a small concentration of a re- 
fractory oxide, an incidental component of an alloy 
resulting from the process of deoxidation. The ex- 
ample is the effect of MgO, generated by deoxidizing 
a melt with magnesium, on the properties of an iron- 
This ternary alloy when 
treated properly may be endowed with the highest 


nickel-molybdenum alloy 


nitial and maximum magnetic permeabilities yet at- 
tained in polycrystalline material. For example, al- 
loy No. 1, shown in table Il, has an initial permea- 
bility of 105,000 and a maximum permeability of 
1,300,000. This alloy was prepared without the addi- 
tion of magnesium as indicated. The properties of 
the alloy of the same composition, with magnesium 


>. 


Fig. 17—Sulphide film at grain boundary in 80 pct 
nickel-20 pet iron alloy. X2000. 
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added under conditions permitting the formation of 
MgO, are shown for comparison in the line below. 
Comment is hardly necessary on the very great in- 
crease in the initial permeability and the ten-fold 
increase in maximum permeability attainable by the 
absence of the 0.1 pct of magnesium. Microstruc- 
turally alloy No. 2 contains finely dispersed MgO 
which has been trapped during solidification and 
which prevents the attainment of optimum perme- 
abilities by restricting the growth and orientation 
of magnetic domains. 

In sharp contrast to these instances where extra- 
ordinary procedures are utilized to remove small 
quantities of impurities in order to achieve the 
special properties such as the high permeabilities we 
have just been discussing, there are instances where 
these ordinarily harmful ingredients are purposely 
added for other beneficial effects. Additions of sul- 
phur may be used for illustrative purposes. An ob- 
vious instance that suggests itself is its use in free 
machining steels. A less well-known but equally 
important use is its incorporation in 80 pct nickel- 
20 pct iron alloy where under certain conditions it 
makes the material so friable that fine powders, for 
use in low-loss loading coil cores, may be produced 
readily. When sulphur is present in amounts of the 
order of a few thousandths of 1 pct, the wrought 
alloy is extremely cold short. The amount of sul- 
phur added is critical. Essentially it is that quantity 


Table If. Effect of MgO on Magnetic Permeability 


Addi- Ini- Maxi- 
tiens mum 
Alley. Fe Ni. Mo, Mn Mg. Permea- 
No Pet Pet Pet Pet Pet bility bility 
1 15.4 79 5 06 oO 105,000 1.300.000 
2 15.4 79 5 0.6 01 38,000 130,000 


which produces just enough thin sulphide film to 
envelope the grains and produce cold brittleness but 
is not sufficient to interfere seriously with the hot- 
rolling properties. Such a sulphide film at a grain 
boundary is shown in the micrograph, fig. 17. 


Permanent Magnets: Although carbon has an ad- 
verse effect on the quality of soft, or high perme- 
ability, magnetic materials, it is an essential element 
in a class of quench-hardening permanent magnet 
alloys like the chromium magnet steels and 36 pct 
cobalt magnet steel. Like tool steels, these perma- 
nent magnet alloys depend upon the hardening ac- 
tion of carbon for their useful properties 

There are other types of permanent magnet al- 
loys that are carbon free, however, and depend for 
their hardness upon the formation of intermediate 
phases of the major constituents. Carbon then, as 
with the high permeability materials, plays no bene- 
ficial role and, in fact, even small amounts of it are 
found to be objectionable. One set of illustrative 
data is given in fig. 18 where the curve is a plot 
of coercive force against carbon content for Alnico 
V, a dispersion-hardening, permanent magnet alley, 
composed of Fe 51 pet, Ni 14 pet, Co 24 pet, Al 8 pet, 
Cu 3 pet 

The exceptionally high, permanent magnet quali- 
ties of this material are obtained normally by first 
heating to a high temperature to insure complete 
homogeneity of the constituents to solid solution 
form, followed by cooling at a critical rate in a 
magnetic field, and subsequent aging at a tempera- 
ture of approximately 600°C. The coercive force 
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referred to in fig. 18 is the magnetic field strength 
required to reduce the residual magnetism of the 
specimen to zero after magnetizing to saturation. 
The curve shows most clearly that the desired high 
coercive force values of Alnico V are obtained only 
when the carbon content is not greater than a few 
hundredths of one percent. 

A metallographic study of the structure of fully 
heat-treated Alnico V samples containing graded 
amounts of carbon has shown some of the micro- 
structural changes resulting from the presence of 
this element. In the next three figures, 19, 20, 21, 
these manifestations are revealed. With almost 
negligible carbon (the specimen was analyzed at 
0.005 pct), the alloy looks clean except for a few 
oxide particles. With a very little increase in car- 
bon, a feathery constituent makes its first appear- 
ance at a grain boundary. This specimen analyzed 
0.006 pct carbon although the actual carbon content 
in the grain boundary area examined may have been 
somewhat in excess of this due to segregation. With 
increasingly greater carbon content, the feathery 
phase appears more and more until, at about 0.08 pct 
carbon, the second phase appears additionally within 
the grains exhibiting a Widmansiatten pattern. With 
a relatively large amount of carbon, 0.50 pct, the 
structure shows a conglomeration of phases which 
fill the whole field 

The mechanism of the adverse effect of carbon on 
the magnetic quality in these nominally carbon-free 
alloys has not yet been developed satisfactorily. The 
microstructure is so greatly affected by carbon that 
it may be used to estimate magnet quality. Where 
the carbon concentration is low, close estimates of 
its amount sometimes may be made from the mag- 
netic characteristics. Practice and technology are 
satisfied by this limited understanding and correla- 
tion. The fundamental relationships of the effect of 
a sixth element, carbon, on a five-component sys- 
tem, which is itself only incompletely understood, 
awaits the enthusiasms and energies of another gen- 
eration. Several theories have been proposed to ac- 
count for the mechanism, but they appear to be 
different aspects of a yet more fundamental phe- 


Carbon, 0.005 pet. Magnetite quality, excellent. X250 


Fig. 19—Alnico V. 
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Fig. 18—Effect of carbon on the coercive force of 

Alnico V. 


nomenon. One of these, for example, is the sug- 
gestion that carbon lowers the Curie temperature, 
the temperature above which the material loses its 
ferromagnetism. This temperature should be high 
enough in Alnico V to remain appreciably above the 
minimum temperature necessary to permit unfet- 
tered the desired alignment effects during cooling 
in the applied field. 


Electrical Properties of Silicon and 
Germanium Alloys 


The effect of small additions on both strength and 
magnetic properties has been illustrated. Let us 
now consider the effect on electrical properties. The 
electrical properties of metals are sharply dependent 
on small alloying additions in solution; in the semi- 
metals, silicon and germanium, used in such elec- 
tronic devices as the point-contact rectifier and 


transistor, the dependence is even more striking 
These materials afford outstanding examples of very 
large effects from minute component additions. If 
I seem to be departing from the usual roster of 
metallurgical materials, I may perhaps be forgiven 
on showing that, in their processing at least, these 


Carbon, 0.006 pet. Magnetite quality, still excellent. X250 
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Fig. 20—Alnico V. 


Carbon, 0.038 pet. Magnetic quality, fair. X250 


elements are not only amenable to, but require 
careful metallurgical techniques 

I shall therefore conclude my 
property, conductivity, or 
of silicon and germanium 
coined, somewhat loosely, for materi- 
their elec- 
metals and 


n metals 


discussion with the 
its reciprocal, 
The term semi- 


electrical 
resistivity 
conductor wa 
als like 
trical conductivity lies 
insulator As is well known, conduction 

by electrons, which carry a negative charge. The 
conduction electrons is very high, 

per atom. The solution of foreign 
a metal such as copper reduces the con- 
turbing the periodicity of the lattice 
interfering with the flow of elec- 
hand, in silicon and germanium 


germanium because 


between that of 


ilicon and 


concentration of 


of the order of one 
elements in 
ductivity by di 
field and thereby 


tron On the other 
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Carbon, 6.084 pet. Magnetic quality, poor, X250 

electrical conductivity is several orders of magni- 
tude below that of metals. Conductivity is limited 
principally by the number of which is 
small; lattice scattering plays a lesser part. Certain 
elements, when present in solid solution in either 
increase the electrical con- 
of charge. The 


carriers, 


of these semiconductors, 


ductivity by furnishing carriers 


picture is complicated here by the fact that two 


mechanisms of electrical conduction are possible, 
each corresponding to a separate class of addition 
element. 

Although the details of how certain elements 
affect the conductivity of silicon and germanium 
properly lie in the realm of quantum physics, I shall 
attempt to describe certain basic concepts by means 
of a somewhat oversimplified picture. Fig. 22 is 
a schematic representation of valence bonding in 
silicon. Silicon (and also germanium) is in group IV 
of the periodic system and crystallizes in the dia- 
mond-cubic structure. Each atom of silicon has four 
valence electrons which it shares with four neigh- 
boring atoms. The valence electrons are held tightly 
and cannot easily participate in electrical conduction 

If an atom with five valence electrons, such as 
phosphorus, is placed substitutionally in the silicon 
lattice, as shown schematically in fig. 23, an extra 
electron will be present. Only four of the five phos- 
phorus valence electrons enter covalent bonds; the 
remaining electron is relatively free. It 
moved by an electric field, leaving behind a posi- 
charged phosphorus ion, and is a carrier of 
electrical current. An element of group V, such as 
phosphorus, is called a donor for silicon or 
manium, because it donates a conduction electron to 
the substance. Such conductivity is called 
n-type (“‘n"” for negative), because the mobile car- 
riers are negatively charged 

Now let us consider a substitutional element with 
three valence electrons such as boron. One electron 
is missing from the at the location of the 
boron atom as suggested by fig. 24. The vacancy is 
filled by an electron from elsewhere in the lattice, 
producing thereby a negatively charged boron ion 


is easily 
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Fig. 22—Pure silicon. 


Fig. 23—N-type silicon. 


and a mobile hole having a positive charge. If an 
electric field is applied, the hole will move through 


the lattice, just as an electron does, except that the 


direction of motion of the hole is opposite to that 
of the electron. An element of group III is called 
an acceptor for silicon or germanium because it ac- 
cepts an electron from a covalent bond in the lattice, 
leaving there a mobile positive hole which enters the 
process of conduction. The conductivity is called 
p-type, because the mobile carriers behave as though 
positively charged. 

Thus we have two mechanisms of conduction: the 
carriers may be regarded as electrons in n-type 
semiconductors, as holes in p-type semiconductors 

Electrical conduction in silicon and germanium 
has another significant feature. When both donors 
and acceptors are present in the lattice, the observed 
conductivity is not proportional to their sum but 
corresponds more nearly to their difference. The 
reason for this is that donors and acceptors neu- 
tralize or compensate each other. One may think of 
compensation as a conduction electron falling into 
a hole, with resultant neutralization of both charges 
and removal of both carriers from the process of 
conduction 
The Resistivity of Silicon Ingots: Before consider- 
ing the effects of minor elements on the resistivity of 
silicon, a few words about the preparation of ingots 
of this material seem in order. It is our practice 
to solidify silicon melts into cylindrical ingots by 
slow-cooling from the top downward. Silicon, and 
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germanium as well, expand on freezing. Hence if 
melts of either of these elements are cooled from 
all sides simultaneously the outer shell of the ingot, 
which solidifies first, is under severe expansive 
forces. Since silicon is very brittle, these forces 
usually are sufficient to crack the ingot. Fig. 25a 
shows a longitudinal section of a desirable sound 
ingot, prepared by end cooling, while fig. 25 b shows 
an ingot with a sound upper half resulting from end 
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Fig. 24—P-type silicon. 


cooling, but with a cracked lower haif due to cool]- 
ing from all sides simultaneously. Another result 
of end cooling is the concentrating of minor elements 
in the end of the ingot last to freeze 

Now let us consider the effect of an acceptor 
element, boron, on resistivity. For two silicon- 
boron alloys, and for silicon of exceptional purity, 
this effect is shown in fig. 26 where resistivity is 


= 


INCHES 


Fig. 25—Silicon ingots. 


Longitudinal section through sound ingot prepared by 
cooling from top dewnward 

Upper half end-cooled; lower half cooled from all sides 
with resultant cracking 


188, SEPTEMBER 1950, JOURNAL OF METALS—1107 


ise - ~ 
{si J 
NEUTRA 
SILICON ATOM (sc) (sc) (sc) 
\ 
- MOBILE POSITIVE 
BORON ACCEPTS HOLE AT BOND 
AN ELECTRON AND 8 “si WHICH LOST ELECTRON 
BECOMES A +3 
\ 
- J - xX MOBILE 
- 
Ag our : 
PHOSPHORUS 
We 
Ny 
4 
1 2 
— 
a, 
b 


RESISTIVITY CM 


Fig. 26—Effect of added boron on the resistivity of 
silicon. 


RE SISTIV 
Fig. 27—Effect of added phosphorus on the resis- 
tivity of silicon. 


plotted as a function of sample location in the ingot 
Very small concentrations of boron markedly re- 
duce the resistivity as indicated by the displacement 
curve Even though the unalloyed silicon 
of exceptional purity, its resistivity is far below 
the theoretical value of about 10° ohm-cm at room 
temperature for the element silicon 
The second important effect is that resistivity is 
function of depth in the ingot, being greatest at 
the top, which is first to freeze. This variation is a 
result of normal segregation of boron during solidi- 
fication. Such nonuniformity of resistivity is un- 
desirable and, as we hall , r, can largely 
be obviated 


N-SILICON 


Fig. 27 shows the effect of a donor, phosphorus, 
on the electrical resistivity of silicon. Again, the 
extreme sensitivity of resistivity to solute concen- 
tration is apparent and again segregation is normal. 

Let us now examine the properties of an ingot con- 
taining both boron and phosphorus. Fig. 28 shows 
resistivity as a function of location and reveals 
some interesting effects of the combined action of 
segregation and compensation. The first material 
to freeze, at the top of the ingot, contains a higher 
atomic concentration of boron than phosphorus in 
solution and hence is p-type. However, the rate of 
segregation is greater for phosphorus than for boron. 
Hence the excess of acceptors decreases with depth 
and at first the resistivity rises, reaching a maximum 
at the point at which the atomic concentrations of 
boron and phosphorus are equal. Below this posi- 


COMPENSATION 
POINT 


viTy -CM) 


Fig. 28—Resistivity as a function of location for 
an ingot of silicon containing both boron and 
phosphorus. 


tion continued segregation causes donors to be in 
excess by an amount which increases with depth 
Hence below the compensation point the silicon is 
n-type and its resistivity decreases with depth 

The region of compensation in such an ingot is 


known as the p-n barrier. Associated with it are 


P-N 
BARRIER 
Fig. 29—P-N_ barrier 
in slowly cooled ingot 
of silicon containing 
both boron and phos- 
phorus. X22. 


Area reduced approximately 
one half in reproduction 
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photovoltaic properties and an unusual microstruc- 
ture, an example of which is given in fig. 29. Here 
we see a longitudinal section through a slowly 
cooled ingot containing both boron and phosphorus. 
Grain growth has been columnar and segregation 
has been reasonably uniform from grain to grain, 
with the result that the p-type and n-type regions 
in each grain are well aligned. The microstructural 
discontinuity at the p-n boundary is believed to be 
an etching effect associated with electrochemical 
differences between p-type and n-type silicons. 

Such microstructures show graphically the in- 
homogeneity which can be caused by segregation 
An extreme case is revealed in fig. 30. Cooling was 
rapid and grain growth was noncolumnar, proceed- 
ing from nuclei throughout the ingot. As a result 
the p-type regions in individual grains appear as 
islands surrounded by regions of n-type silicon. 

I should mention that most applications of these 
semiconductors place a premium on uniformity of 
resistivity. We have seen how segregation of a 
single element defeats this aim and how compensa- 
tion effects between two segregating elements add 
further complications. One solution to the problem 
might seem to be rapid cooling of an ingot followed 
by a homogenizing heat treatment. We have not 
found this technique to be particularly useful for 
silicon because of the low rates of diffusion of the 
elements concerned. However, the information al- 
ready presented contains a key to the solution of 
this problem. Fig. 26 shows that additions of boron 
to relatively pure p-type silicon result in ingots 
in which resistivity decreases with depth. In fig. 28, 
we see that in an ingot containing both boron and 
phosphorus, resistivity in the p-type region increases 
with depth. These data suggest that at some inter- 
mediate boron-to-phosphorus ratio it should be pos- 
sible to produce an ingot in which resistivity is sub- 
stantially constant with depth. As the curves of fig. 
31 demonstrate, this can be done. Resistivity, now 
on an arithmetric scale, is plotted against location 
in the ingot for three silicons containing different 
proportions of boron and phosphorus. When the 


Fig. 30—P-N barriers in rapidly cooled ingot of 
silicon containing both boron and phosphorus. X50. 
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Fig. 31—Effect of boron-phosphorus ratio on uni- 
formity of resistivity in ingots of p-type silicon. 


WEIGHT PERCENT ANTIMONY 


Fig. 32—Distribution of antimony in ingot of ger- 
manium containing 0.00078 pet antimony. 


ratio of the atomic concentrations of these elements 
is about 5 to 1 the resistivity is quite uniform 
throughout the ingot as shown by curve C. Provided 
this ratio of boron-to-phosphorus is maintained, 
uniformity can be produced at other values of resis- 
tivity also 

Thus we produce a useful semiconductor by con- 
trolling the difference in concentrations of two sig- 
nificant elements, each of which is present in minute 
amounts and each of which segregates severely dur- 
ing solidification of the ingot 


The Resistivity of Germanium Ingots: The story 
for germanium is much the same as that for silicon 
Elements of group III are acceptors, of group V 
donors, and when both are present compensation 
occurs. Ingots are prepared by end-cooling, in this 
case from the bottom upward, and normal segrega- 
tion concentrates the solutes in the upper regions 
of the ingot 

Great extremes of solute concentration can be 
produced by segregation of minor elements and this 
fact has at times been overlooked in quantitative 
interpretations of the electrical properties of semi- 
conductors as a function of nominal composition 
An ingot of relatively pure n-type germanium con- 
taining 0.00078 pct by weight of antimony may be 
used as an illustration. Data on the distribution of 
antimony in the ingot according to Pearson, Stru- 
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Fig. 33—Effect of temperature of heat treatment 
on resistivity of germanium at room temperature. 


thers, and Theuerer are 
lower half of the ingot the concentration of anti- 
mony is about 1 pet of the average value; almost 
all of the antimony appears in the top section. Al- 
ation does cause undesired variations 
in resistivity, these data show that it can reduce the 
mpurity concentration of a large portion of an ingot 


though segres 


to a value much below the average for the ingot 
as a whole. By taking advantage of such segrega- 
tion and rejecting the portion of the ingot in which 
e impurities are concentrated, germanium of high 
purity readily prepared 
We have een in 


dono ind iccepto! 


ilicon that the balance between 

affected by segregation and 
ive indicated that, once established, the balance can 
not be changed easily. In germanium, however, we 
have found that the effective concentration of one 


kind of acceptor can be altered by heat treatment 
he effect ts illustrated in fig. 33 where resistivity 
it room temperature plotted against temperature 


of heat treatment for a specimen of relatively pure 
ermanium. After heating at 500°C the germanium 

type, donors being in excess of acceptors. As 
the temperature of treatment raised the relative 
Hence the re- 
istivity of the n-germanium increases, reaching a 
maximum at a heat-treating temperature of 600°C, 
which is the n-p conversion temperature. Afte1 
higher temperatures of treatment acceptors are in 


concentration of acceptors increase 


exce the germaniun p-type, and its resistivity 
decreases with increasing temperature of treatment 
The heat-treatin effect completely reversible 
points on the curve in th figure are independent of 
the prior thermal history of the germanium 

One hypothe for the variation of acceptor con- 
centration with temperature of treatment is that the 
id solubility of an acceptor impurity increase 


ature, much as does the minor element 
ng alloy. (Theory indicates that 
acceptors must be in solid solution to be effective.) 


with temper 


nan age-hardeni 


hown in fig. 32. In the 


A second hypothesis is that the acceptor is not an 
impurity at all but simply a lattice defect, the con- 
centration of such lattice defects at room tempera- 
ture increasing with temperature of treatment. In 
any event it is clear that we are concerned here not 
only with “concentration” but with “effective con- 
centration” which depends on the thermal treatment 
of the germanium. 

I should like te give a numerical example of the 
concentrations with which we are concerned here 
The 500°C point in fig. 33 corresponds to n-ger- 
manium having a resistivity of about 8 ohm-cm, or 
a conductivity of 0.12 reciprocal ohm-cm. The num- 
ber of excess donors required to produce this con- 
ductivity is extremely small, about one donor per 
100,000,000 atoms of germanium. Furthermore, the 
conductivity can be doubled by adding one ad- 
ditional donor atom, such as antimony, to these 
100,000,000 atoms of germanium. The quantities 
are calculated readily from the expression one, 
in which o is the electrical conductivity, n is the 
concentration of donors, e is the charge of the elec- 
tron, and » (a constant that has been determined) is 
the mobility of electrons in germanium. 

It is not suggested that the development of these 
semiconductors is completed although much pro- 
gress has been made. Many problems remain and are 
being investigated actively by physicists, chemists, 
and metallurgists. The fact that the solute concen- 
trations involved are beyond the reach of conven- 
tional analytical methods has added to the difficulty 
of investigation and indirect methods have had to 
be used. For example, the data of fig. 32 on anti- 
mony distribution were obtained by radioactive 
tracer analysis. Also measurements of the Hall 
effect, which is a transverse voltage in a current- 
carrying conductor produced by a magnetic field, 
have provided information on the sign and number 
of extremely small concentrations of carriers. 

Thus we have now seen that in these semimetals 
we are concerned with things which most unmis- 
takably are not pure and do not behave as pure 
materials, even though the effective solute content 
may be no more than a few parts in a hundred mil- 
lion. These infrequent atoms none the less contribute 
directly to the useful electrical properties. 

What constitutes a “minor” amount of added ele- 
ment we now see to be a matter of degree: 5 parts 
of silver in 100,000 of lead change the strength of 
the latter; the removal of 30 parts of sulphur and 2 
parts of nitrogen from 1,000,000 parts of iron pro- 
duces a seven-fold increase in permeability; 1 part 
of antimony in 100,000,000 of germanium doubles 
the conductivity 

Perhaps some day we shall be privileged to study 
the properties of really pure metals. The first prob- 
lem is to secure them 
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The Mechanism of Sulphur Transfer between Carbon-Saturated Iron 
and CaO-SiO.-Al.O, Slags 


Dy G. De rge, W. O. Philbr 


The area of the slag-metal interface is a rate-determining factor 
in the transfer of sulphur from iron to CaO-Al.0,-SiO. slags in a 


carbon-saturated system. Concentration gradients are removed by 
convection rather than diffusion. The sulphur crosses the interface 
in chemical combination with iron which is later reduced to pellets, 
accompanied by evolution of CO gas and formation of a stable 


QUILIBRIUM conditions for steelmaking re- 
actions have been studied extensively over the 
past two decades by a number of investigators, with 
gratifying results. Equilibrium data are essential to 
the understanding of any process, and such knowl- 
edge has the practical utility of placing a limit be- 
yond which control measures cannot succeed. When, 
however, the driving rate of an industrial process 
is so fast that there is not time for reactions to reach 
equilibrium, it then becomes necessary that the 
factors which control the rates of reaction be known 
in order to establish full control of the process 

The desulphurization of molten pig iron by slags 
within the iron blast furnace is one such process in 
which the actual degree of sulphur absorption by 
the slag does not approach the equilibrium distribu- 
tion obtained for similar slag-metal systems in the 
laboratory.’ A study of the rate-controlling factors 
governing the desulphurization of iron by slags is 
becoming increasingly important as the sulphur con- 
tent of raw materials increases with depletion of 
higher grade ores and coal. Following up an initial 
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calcium-sulphur compound in the slag. 
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study on kinetics, this paper reports some results of 
a continuing laboratory investigation on the mecha- 
nism of sulphur transfer between molten iron satu- 
rated with carbon and slags of the CaO-SiO.-ALO 
system. Laboratory experiments cannot reproduce 
in detail the conditions which prevail in the hearth 
of a blast furnace, but they will contribute to an 
understanding of the smelting reactions and perhaps 
will explain some apparent inconsistencies in the 
factors controlling the equilibrium distribution of 
sulphur between iron and slags under reducing com- 
pared with oxidizing conditions 

The mechanism of a reaction—that is, the indi- 
vidual steps and the sequence in which they occut 
to produce the overall reaction which is ordinarily 
observed—must be elucidated to learn which steps 
are the slow ones, or “bottlenecks,” that fix the pace 
of the process as a whole. In the desulphurization 
reaction, for example, the overall rate might, in 
principle, depend upon the rate of diffusion of sul- 
phur in the metal or in the slag, upon the speed of 
some homogeneous reaction taking place entirely 
within one of the phases, or upon some heterogeneou: 
reaction taking place across the slag-metal interface 
Even some side reaction or the back reaction might 
have some influence. Evidence on all of these point 
will be presented in this paper 

The rate of diffusion of sulphur in both iron and 
slag is so slow that it seems necessary to assume 
that convection provides the mechanism of carrying 
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sulphur to and from the interface. Holbrook, Furnas, 
and Joseph found the diffusion constant for sulphur 
in carbon-saturated liquid iron to be of the order of 
0.0001 cm’ per sec," and data reported here provide 


* The authors acknowledge the discussion of L. S. Darken in 
eporting this constant. The relation between the diffusion coeffi- 
cient, D, in er per sec ind K. of reference 3, is D 7K, 100 
where 7 ts the density of liquid iron 


an upper limit for the diffusion constant for sulphur 
in molten slags 

It will be shown that the net rate of desulphuriza- 
tion of iron by slag is directly proportional to the 
area of slag-metal interface. Then, since the reaction 
is interface controlled, it was of interest to learn the 
nature of the reaction occurring there. The experi- 
ments indicated that iron and sulphur leave the 
metal and enter the slag together. Because the slags 
ometimes contained relatively large amounts of 
iron, it was necessary to prove that the iron in ques- 
tion was chemically combined and not entrapped 
metallic iron. This lead both to interesting observa- 
tions concerning reactions involving iron and sul- 
phur within the slag phase and to evidence on the 
origin of droplets of metallic iron in the slag which 
is contrary to the interpretation given by Holbrook 
and Joseph‘ in their classic paper on the desulphur- 
izing power of blast furnace slags 

These various experiments support the view that 
ulphur originally present in the iron is transferred 
across the interface into the slag in combination with 
iron, and the sulphur then is stabilized in the slag 
by combination with calcium. The iron oxide result- 
ing from this slag phase reaction is in turn reduced 
to iron by carbon. The process may be described 
chematically as the following sequence: 


FeS = FeS 


2. + + FeO 
FeO Cc > Fe + CO 
Steps 1 and 3 are heterogeneous and 2 is homo- 
reneous 


The foregoing sequence of reactions has long been 
urmised, as will be noted in the following section, 
but detailed quantitative observations have hereto- 
fore been lacking 


Literature Survey 


The general problem of desulphurization in iron 
and steelmaking has been the object of so many 
reviews and discussions that it does not seem appro- 
priate to make an exhaustive literature survey here 
Only the more recent papers dealing with those 
phases of the problem which are pertinent to this 
investigation of the mechanism and kinetics of sul- 


phur transfer under reducing conditions will be 
cited 

Holbrook and Joseph’ measured the relative de- 
ulphurizing powers of blast furnace slags without 


reference to equilibrium conditions. They made many 
observations on the mechanism and noted that there 
was an evolution of gas, presumably CO, which 
accompanied sulphur transfer. They also found an 
accumulation of ulphur at the slag-metal interface 
and surrounding the gas bubbles in the slag. Iron 
beads or pellets were found in the slag when the 
system contained sulphur, but not when the system 
was sulphur-free. These iron pellets were almost 
completely desulphurized. The movement of metal 
beads into the slag bv the action of the gas bubbles 
Was explained by Holbrook and Joseph as follows 


12 


A bubble of CO, formed at the slag-metal interface 

by the reaction FeO + C Fe + CO, remains at- 
tached to the metal bath until it grows so large that 
its buoyancy in the slag causes it to leave the metal 
and rise into the slag. The CO bubble apparently 
carries small particles of molten iron with it into 
the slag, where they are desulphurized. 

Herty and Gaines’ state that the key to the proc- 
ess of sulphur elimination is the relative oxidation 
of the slag, with low FeO and MnO, high CaO, and 
high temperature favoring desulphurization. An- 
other necessary factor is the proper means of ab- 
sorbing sulphides from the metal by the slag. Since 
it is assumed that desulphurization takes place at 
the interface between slag and metal and in the slag 
but not in the metal, it is necessary that sulphur be 
transferred from metal to slag in order for the de- 
sulphurizing reactions in the slag to take place. 

It is concluded by Wiist’ that the major portion of 
sulphur removal in the blast furnace occurs while 
the metal is passing through the slag and a negligible 
part while slag and metal exist as contiguous layers 
in the hearth. This idea is substantiated in part by 
diffusion studies of sulphur in molten iron made by 
Holbrook and coworkers,’ who observed that the 
diffusion of sulphur in liquid iron is extremely slow. 

Chang and Goidman* measured the rate of sul- 
phur transfer across a slag-metal interface and 
found that the rate from slag to metal was nearly 
independent of slag composition, while that in the 
reverse direction increased with increase in basicity 
They also observed that there was a very definite 
color change in the quenched slag samples during 
the course of any one experiment. The color changed 
from colorless, through green, yellow, orange, brown 
to black as desulphurization proceeded. In the field 
of colored glasses, ferrous sulphide is known as a 
strong color producer, yielding yellow, orange, 
brown, blue, and black. Martin, Glockler, and Wood 
investigated the form of sulphur in blast furnace 
samples which had been quenched and which con- 
tained ferrous, manganese, and calcium sulphide 
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Fig. 1—Schematic diagram of crucible assembly 
for sulphur diffusion in slag. 
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Table I. Sulphur Diffusion at 1600°C 


Nominal Slag Compositior SiO, 37 AlO» 14.1 pet, CaO 453 
pet, MgO 3.5 pct--based on weights of dried oxides. Sufficient 
CaS was added to give about 2 pet S in the high-sulphur slag 


Run 1, 5 min at temperature Run 3, 6 hr at temperature 
Section No. Sample Wt Pet 


Section No. Sample Wt S. Pet 


0.0659 
0.0468 


0.0732 
0.0545 
0.0617 0.0477 
0.0566 0.0609 
0.0461 « 0.0510 
0.0541 0.0723 
0.0891 3 0.0643 
0 0866 0.0506 
0.1022 0.0429 
0.0973 0.0614 
0.0491 


0.0532 


They found that ferrous sulphide caused rapid color 
changes and that the amount of FeS required to 
form a colloid was about 0.03 pet. The color of slags 
containing more than 0.25 pct sulphur as calcium 
sulphide ranged from light yellow to deep orange 
It appears that the slags used in this investigation 
contained FeS, and this points to the probable 
mechanism of sulphur transfer as being a direct 
transfer of ferrous sulphide. Philbrook, Goldman, 
and Helzel’ showed that the calcium content of iron 
under conditions similar to those in sulphur transfer 
experiments is so low that it is highly improbable 
that any effective combination of calcium and sul- 
phur can be formed within the metal. 


Diffusion 


The first step in this investigation was the de- 
termination of a limiting value for the rate of diffu- 
sion of sulphur in slag. The experimental procedure 
was as follows: A graphite crucible, shown sche- 
matically in fig. 1, 5/16 in. ID, 1'4 in. OD, 6 in. deep, 
was used to melt a 3 in. column of low-sulphur slag, 
and, after all gas evolution ceased, the crucible was 
cooled to about 950°C in a small pot furnace. A 
high-sulphur slag was then poured over the low- 
sulphur slag, and the crucible containing the couple 
was placed in an induction furnace holding a graphite 
container near the temperature desired for the diffu- 
sion run. Temperature was measured by means of 
a tungsten-molybdenum thermocouple placed in a 
hole extending from the top of the crucible 3 in 
down into the crucible wall. The furnace design 
gave a uniform temperature region over the entire 
length of slag column. After a definite time interval, 
the power was shut off, and the furnace was cooled 
more rapidly at the bottom than at the top to give 
progressive freezing and thus prevent stirring and 
piping. The graphite crucible and slag column were 
then sliced into sections about '4 in. long. Observa- 
tions of the slag near the couple interface indicated 
that the joint was very clean, with no graphite 
present to interfere with diffusion. Each sample was 
analyzed for sulphur content. Table I gives data for 
two typical runs in which all experimental condi- 
control. Diffusion 


under satisfactory 


curves are plotted in fig. 2 
Run 1, in which the slag was at temperature for 


only 5 min, was intended to serve as a blank. It 


tlons were 


indicates the amount of disturbance to be expected 
at the interface as a result of melting and freezing, 


without allowing time for diffusion. Run 3 was com- 
parable with run 1 in every way except that the 
couple was held at temperature for 6 hr, which ap- 
proached the longest time during which conditions 
could be maintained sufficiently constant to be con- 
sidered reliable. It is apparent from fig. 2 that the 
differences between runs 1 and 3 are so slight as to 
be insignificant and that diffusion of sulphur under 
these conditions is too slow to be measured by this 
type of expernmnent. 

The principal limitations to the accuracy of the 
determination of the rate of diffusion of sulphur in 
slag by this method are the influence of melting and 
freezing on the shape of the interface and the size 
of the section which can be removed from the slag 
couple by the carborundum cutting wheel 

The particular solution of the general (Fick's law) 
diffusion equation which satisfies the initial and 
boundary conditions of this experiment is the fol- 


lowing: 
x ) 
\2vDe73 


where C is the concentration at some distance xr 
from the interface after diffusion time t; C, is the 
difference between initial concentrations of sulphur 
in high and low-sulphur slag; D is the diffusion co- 


efficient, cm per sec; and w( ) is Gauss’ error 

2\ Dt 
integral. 

The minimum rate of diffusion which could be 
measured by the present technique may be esti- 
mated in the following way. The limits of accuracy 
and of measurement are such that it is reasonable 
to assume thet a change of sulphur concentration 
(due to diffusion) of 5 pet of the maximum spread 
in sulphur content between high and low-sulphur 
slags could be detected at a distance of 's in. from 
the interface. By substituting these limits of detec- 
tion into the diffusion equation for a time of 6 hr, 
the limiting value of D which could be measured is 
obtained: 

0.95 C 


in 0.32 cm 


and t 6 hr 21,600 sec 


0.95 C 


0.32 ) 
21,600 D 


D em per sec 


Fig. 2—Diffusion penetration curves. 


Blank run 1. 5 min, [600°C 
—— —— Diffusion run 460 min, 
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Fig. 30—Rate curves for iron and sulphur in slags, 
experiment 63, table IV. 


Fig. 3>—Rate curves for iron and sulphur in slags, 
experiments 1 and 2, table III. 


The measured diffusion coefficient, calculated 
6x 10° cm 
2.02 pet sulphur at x by in 


from the data of experiment 3, was D 
per sec for C 
This was the largest value of D which was observed 
In view of the fact that the slags were rather fluid 
at 1600 C, it is entirely possible that the small pene- 
tration of sulphur observed may have been caused, 
at least in part, by stirring rather than by diffusion. 
This would have the effect of giving an observed 
value of D higher than the true value. Thus it may 
be concluded that the diffusion constant for sulphur 
in slags of the composition studied is less than 10 
; about ten times less than the 


per sec. This 
diffusion coefficient of sulphur in carbon-saturated 
iron.” In order to account for observed rates of de- 


ulphurization, it must be concluded that sulphur 


Table UL. Initial Rates of Sulphur Transfer Reaction 
(Graphite Crucible) 


Px Inter Initial 

peri Graphite face Sin Slag 

ment Crucible Area Temp \ Iron we Time 

Ne 1D. em em « Min 
2 4 at 
we 7 1 
6 190 2 “a7 0.72 +7 t 0059 

i4 1,580 202 20 6.0057 


concentration gradients in slag and metal are dis- 
sipated by convection rather than by diffusion. 


Influence of Interface Area on Sulphur Transfer 
Although most investigators have either inferred 
or postulated that sulphur transfer is an interface 
reaction, direct quantitative proof of this is incom- 
plete. This evidence is augmented by the following 
experiments made under conditions similar to those 
already described by Chang and Goldman.* If the 
rate of sulphur transfer from metal to slag is pro- 
portional to the sulphur concentration in the metal 
and to the interfacial area, then it can be described 
by the following equation: 
dS KA Ss x 100 
dt 
where, S is total amount of sulphur in the metal 
phase at any time, g; A is area of the slag-metal 
interface, cm’; t is time in min; K is rate constant, 
g per (min) (cm)’ (unit concentration, wt pct, of 
sulphur in iron); and W,, is weight of iron, g. 
Integration of this equation gives: 
K : = In = 
100 At Ss 


where, S, is total amount of sulphur in the iron at 
t 0, and S, is total amount of sulphur in the iron 
at time t 

Assume that in the early stages of the process, 
the sulphur transfer in the reverse direction from 
slag to metal is relatively small and can be neglected. 
Table II shows the calculated values of K for several 
different runs with the same nominal slag composi- 
tion (39 pet SiO., 47 pet CaO, 14 pet ALO,) but with 
initial sulphur contents of the iron covering a 
nominal range of 0.5 to 2 pet and the interfacial 
area showing a fourfold increase from 2.8 to 11.4 
cm’. The excellent consistency of the rate constant 
K for this range of conditions confirms the belief 
that sulphur transfer is indeed an interface-con- 
trolled reaction. This same conclusion was indicated 
by the Chang and Goldman work’ in which the same 
specific rate constants were found for runs in both 
stationary and rotating crucibles, although the net 


slog 


m of Fe ond S 
O gms siog «10° 


moles 


Fig. 4—Effect of temperature on rates of transfer 
of iron and sulphur. Experiments 1 and 2 at 1620°C, 
experiment 27 at 1520°C, 1530 slag. 
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rate of sulphur transfer was less with stationary 
crucibles because of the smaller slag-metal inter- 
face. 

Iron Transfer 

The preceding sections have established that the 
rate of desulphurization is controlled by a slag- 
metal interface reaction. The details of the mecha- 
nism of this reaction have been investigated by 
observing changes in iron content of the slag co- 
incident with sulphur transfer. 

Slag-Metal Reactions: Experimental Procedures 
and Equipment: The induction-heated graphite cru- 
cible and methods of sampling slag and metal were 
the same as those described by Chang and Gold- 
man’ except that the crucible was enlarged to pro- 
vide more material for sampling. The crucible used 
for this work was 214 in. ID and 5 in. deep. 

The experimental procedure consisted of melting 
530 g of ingot iron in a graphite crucible and satu- 
rating with carbon, introducing approximately 1 pct 
sulphur as FeS, then adding 80 g of solid, prefused 
slag. Samples were taken at definite time intervals 
and analyzed for iron and sulphur. In some experi- 
ments, the slag was melted separately and then 
poured onto the molten iron to define the starting 
time more clearly. 

Data and Discussion: The experiments and per- 
tinent data are listed in table III. Some typical 
curves showing the time dependence of iron and 
sulphur transfer are shown in figs. 3 to 6. Two 
typical complete experiments are shown in figs. 3a 
and b. It is seen that there is a rapid initial increase 
of both iron and sulphur content of the slag, but 
that while the sulphur approaches a high steady 
value asymptotically, the iron passes through a 
maximum and approaches a low final value cor- 


Table Ul. Iron Transfer Data 


Time to 
Reach 
Max. Pct Nominal 
Total J Fein Initial Slag 
Temp. Time, i Slag. Pet sS Des‘g- 
Min Min in Iron nation*® 


1,620 


1,620 


1,620 


1.600 


HS 


1,600 


*In this code first two digits represent pet AlgOs, the last 
two digits pct Ca for example Slag 1530 15 pet AlyO 30 
pet CaO 55 pet SiO bal 

** These experiments were terminated at the end of 20 min, dur 
ing which time no maxima were observed 
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Concentration of S Fe slog 
moies gns 


5—Effect of slag composition on rates of 
transfer of iron and sulphur. 


49 pet CaO 
Mols 8S per 100g slag a6 oat sio 
Mols Fe per 100 ¢ slag 15 pet ALOs 

tcao 
Mols 8S per 100 ¢ slag sio 
15 pet ALO 
Temp = 1550°C 


Mols Fe per 100 g slag 


Fig. 6—Effect of sulphur in the iron on rates of 
iron transfer. 
Initial pet 8 in iron = 0.85, experiments 24 and 25 


@ Initial pet 8 in iron 0.03, experiments 29 and 30. 
1549 slag Temp = 


responding to the equilibrium value observed by 
Hatch and Chipman.’ Within the entire range of 
slag composition and temperature studied, the rela- 
tive amounts of the iron and sulphur varied con- 
siderably during the initial stage, but the maximum 
in the iron curve always appeared. Figs. 4 to 6 show 
the influence of temperature, slag basicity, and 
initial sulphur content of the iron on the initial 
stages only. From these it may be observed that: 
(1) The amount of sulphur transferred increases 
with temperature, slag basicity, and sulphur in the 
iron, in agreement with most previously published 
work. (2) The initial rate of iron transfer varies in 
the same manner as the sulphur. (3) The iron con- 
tent of the slag passes through a maximum and 
finally reaches some steady low value which ap- 
pears to be independent of the sulphur content. (4) 
The magnitude of the maximum in iron content and 
the time at which it occurs are erratic. 

The above relations between iron and sulphur in 
the slag indicate that the sulphur enters the slag 
from the metal as some iron-sulphur compound. 
The maximum in the iron curve indicates further 
that this compound disappears through reaction with 
other constituents in the slag. When the rates of 
such a series of consecutive reactions are compar- 
able. it can be shown by classical chemical kinetics 
that a maximum will occur when the concentration 
of the intermediate product is plotted against time.’ 
The series of reactions 1, 2, 3 suggested in the intro- 
duction would provide a satisfactory model for the 
experimental observations if it is assumed that the 
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Final Analysis, Wt Pet 


ment Initial 
Ne slag s te ALO 


t 1 i7.5 
74 6 10 13.9 aia 
75 65 12 2.0 29.4 4 
115 63 2 019 197 19.0 
119 ia 18.5 94 
120 63 1.0 0.27 18.8 9 

79 63 a 24.0 240 
0.87 “9 90 
6 1.1 7.8 8.0 
72 63 0.46 14 17.3 89 
o4 14 19.0 0.2 
110 o4 o4 14.5 25.1 
te 06 13.5 22.9 


rate of the homogeneous slag reaction 2 is very 
much greater than the rates of the heterogeneous 
reactions 1 and 3 
Slag Reactions 

In order to learn more about the observed be- 
havior of iron in slag, a detailed study of the be- 
havior of iron and the form of occurrence of iron 
and sulphur in slags of two compositions was made 
by the following experiments: (1) Slag containing 
iron and sulphur was remelted over low-sulphur 
iron. (2) The same slag was remelted in the absence 
of iron under both neutral and reducing conditions 


Final 


Fig. 7—Flowsheet of experimental procedures 
used in iron transfer experiments. 
experiment 6%. See tables IV, V. and VI 


Starting material fror 


(3) Slags which had been treated by step 2 were 


remelted over low-sulphur iron 

The results indicate that the iron analyzed in the 
slag was chemically combined and not mechanically 
entrapped metallic iron 

Experimental Procedure: A charge of 3630 g of 


ingot iron was melted in a 6 in. OD, 4's in. ID, 5's 


in. deep graphite crucible with cover. After the iron 


Table IV. Data on Reduction of Slag in Carbon and Non-Carbon Systems 


—Composition of Initial Slags 


Slag Composition, Pet 


H—Data on Remelted slags 
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Crucible Temp. Time, 
Material Min Remarks 


42.0 Graphite 1.500 15 Iron bead, 0.6 g 
19.9 Graphite 1,580 105 Iron bead, 1.22 
25.3 Graphite 1,600 190 Iron bead, 1.l g 
90 Graphite 1.600 90 Scattered beads 
41.2 Graphite 1,600 90 Scattered beads 
19.7 Graphite 1,600 90 Scattered beads 
4.0 1,600 No beads 

3.0 CaO 1,600 60 No beads 

10.0 Cad 1.600 60 No beads 

4 Pt 1,300 15 No beads 

49.0 Graphite 1,600 72 Iron bead, 0.11 « 

59.0 S10 1,600 60 No beads 

60.1 S10 1,600 60 No beads 


had become saturated with carbon, 150 g of ferrous 
sulphide was introduced to give about 1 pet sulphur 
in the iron 

A metal sample was taken by means of a 12 in 
length of 's in. ID fused silica tube to which was 
attached a rubber suction bulb. Then a charge of 
prefused, crushed slag was added and after it was 
molten, slag samples were removed at 10-min inter- 
vals by means of copper samplers described else- 
where. At the end of the run, a final metal sample 
was taken, after which all of the slag was removed 
from the crucible by hot-dipping. The heat log 
showed that the iron content of the slag was near 
its maximum at this time. The slag samples and the 
entire quantity of final slag were crushed, screened 
through a 100-mesh sieve, and cleaned magnetically. 
They were analyzed for S, Fe, ALO,, SiO,, and CaO. 
The magnetic fraction of the slag was analyzed for 
C, S, and Fe. The iron samples were analyzed for 
S, Si, and C 

The magnetically cleaned, final slag from such a 
heat will be referred to as a “reacted slag.” Two 
such slags, 63 and 66, were made to represent acid 
and basic compositions; their analyses appear in 
table IV. Portions of the reacted slag were subjected 
to the sequence of experiments portrayed by the 
flowsheet, fig. 7. Samples of this reacted slag were 
remelted over a bath of carbon-saturated, low- 
sulphur iron to study the transfer of sulphur from 
slag to metal. Similar samples were melted in 
graphite without iron and also in refractory cruci- 


Table V. Data on Metal Samples from Slag Reduction 


Experiments 
Pet S. Pet 
Reduced Pellets 081 0.058 
Magnetic Extract 659 0.95 
Iron Bath 40 ~ 1 


Ex- 
peri- 
No ALO cao sio s Fe 
63 146 42.0 42.0 11 2.7 
14.0 08 52.0 04 14 
Ex- 
peri 
4 
4 
BS 
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Table VI-A. Sulphur Transfer from Reacted Slag No. 63 


Temp, 1500°C 


Sulphur, Pet 


ment Time, tial Final tial Final Ini- 
Neo Min Metal Metal Slag Slag tial Final 


0.31 36 32 
0.36 3.8 
0.54 6 20 


0.100 


68 60 0.03 0.136 
70 102 0.03 0.110 


bles such as BeO, SiO,, CaO, and Pt to study the 
reduction or coagulation of iron from the slag 
Pertinent data from these experiments are listed in 
tables IV, V, and VI. 


Discussion: Several significant factors have ap- 
peared as a result of these experiments: (1) When 
a reacted slag containing approximately 1 pet S was 
placed over a bath of carbon-saturated iron con- 
taining only 0.045 pet S, there was the expected 
transfer of sulphur from the slag to the iron, indi- 
cating that the preparation and remelting of the 
reacted slag did not alter it in any fundamental 
way. (2) When a reacted slag containing 1 pet S 
and 2.7 pet Fe was remelted in a graphite crucible 
without an iron bath, beads of iron were formed 
(3) When the same reacted slag was remelted in 
BeO, SiO., CaO, or Pt crucibles, no beads of iron 
were formed. 

These experiments were repeated several times 
with the same results. The iron beads from several 
such slags were combined to give the required 
weight for analysis. Analysis showed 0.8 pet C and 
0.06 pet S. It is noteworthy that the sulphur con- 
tent of the reduced slag remained at about 1 pct, 
whereas the iron content decreased to a value of 
1.3 pet. These results indicate that the beads resulted 
from reduction of the combined iron in the slags 
rather than agglomeration of dispersed metallic 
iron, for no iron pellets were produced in the carbon- 
free systems. It should be noted also that the carbon 
and sulphur contents of the pellets reduced from 
the slag were much lower than the analysis of the 
magnetic extract from the reacted slag, table V. The 
magnetic extract was comparable to the iron bath 
It was observed that when these high-sulphur slags 
were remelted in graphite under helium, they 
changed from a black, opaque material to an almost 
colorless glass after the iron was reduced, whereas 
there was no change in appearance after remelting 
under neutral conditions. 

An additional and most interesting observation 
may be made by contrasting table VI-B with table 
VI-A. When a reacted slag was placed over a new 
bath of low-sulphur iron, the result was that ex- 
pected of a sequence of reversible reactions, namely 
the net rate of sulphur transfer was greater from 
slag to metal under these circumstances, and a com- 


Table VII. Correlation Coefficients for Iron and Sulphur 
in Slag 


Correlation 


Experiment Slag 
No Designation | Coefficient Slope 


098 17 


0.05 0.02 


Table VI-8. Sulphur Transfer from Reduced Slag 
(Starting material, slag from No. 63) 


Sulpher, Pet mosis 


peri- | Ini- Ini- 
ment Time, tial Final tial Final Ini- 
Ne | Min Metal Metai Slag Slag tial Final 


116 60 0.04 0.062 1.15 1.15 29 18.6 

117 60 0.04 0.060 1.15 1.55 29 25.8 

118 60 0.04 0.046 1.15 1.21 29 26.3 

121 60 0.04 0.082 1.15 0.838 29 10.2 

122 60 0.04 0.088 1.15 0.765 29 37 
0.04 0.083 1.15 


paratively low ratio of (S)/[S] was reached after 
an hour's reaction time. On the other hand, when 
the reacted slag had been reduced first by remeiting 
in graphite, it showed a greatly diminished tendency 
to transfer sulphur to a new bath of low-sulphur 
iron. The reduction of iron from the slag apparently 
stabilized the sulphur content of the slag. 

A final interpretation of this phenomenon will not 
be offered at this time because more extensive 
investigation is being made. The observation does 
not seem to be inconsistent with the proposed 
mechanism. If reaction 3 has been driven nearly to 
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Fig. 8—Concentration of sulphur vs. concentration 
of iron in acid slags. 
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Fig. 9—Concentration of sulphur vs. concentration 
of iron in basic slags. 
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completion by isolating part of the system, then 
reactions 2 and 1 can proceed in the reverse direc- 
tion when the system has been reconstituted only 
in so far as oxygen (represented as FeO in the 
equations) may be available 


Kinetics of Reaction Mechanism 


Information on the relative rates of the three re- 
actions involved in the desulphurization mechanism 
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can be obtained by consideration of the relation be- 
tween iron and sulphur in the slag during the initial 
stages of the process. Data from the first 20 min of 
the various experiments in the previous sections 
are included in fig. 8 for acid slags and in fig. 9 for 
basic slags. Molar concentrations have been used. 
In these figures the lines were fitted by the method 
of least squares and the 2 « limits are also shown 
It is apparent from figs. 8 and 9 that: (1) The slope 
of the line for acid slags is much greater than that 


4000}+-— + + + 


3000 


cc 


volume of 


Fig. 10—Effect of temperature and sulphur con- 
centration of the iron on the rate of evolution of 
carbon monoxide gas. 


for basic slags (see table VII). (2) The absolute 
values of the concentration of iron and sulphur are 
higher in the basic than in the acid slags. (3) The 
correlation between iron and sulphur is high in acid 
lags, but apparently absent in basic slags (see table 
VII). These features will be discussed in terms of 
the desulphurization mechanism in which reactions 
l and 3 are heterogeneous while reaction 2 is homo- 
reneou 

Since heterogeneous reactions are usually slowet 
than homogeneous reactions, 1 and 3 may be thought 
of as the rate-controlling reactions for sulphur 
transfer. Reaction 1 represents the input of iron and 
ilphur to the slag and 3 represents the output of 
The slope 1.7 for the acid slags 
as compared to 0.02 for the basic slags indicates 
that in the acid slag 
to the slag per unit of sulphur, reaction 1, is greater 


iron from the slag 
the initial rate of input of iron 
than the rate of output of iron from the slag, re- 


action 3, because the low activity of CaO prevents 
the formation of FeO by reaction 2. In the basic 
li 


slag howeve! there i little correlation between 
iron and sulphur because reactions 2 and 3, which 
determine the iron output, proceed so rapidly that 
the iron content of the slag actually is determined 
by its state of oxidation rather than its sulphur con- 
tent. Since tron and ilphur transfer together 
initially, the absolute values for both iron and sul- 
phur must be greater in the case of a slag contain- 
ing large quantities of lime. The equilibrium of 
course require that the final } value hall 
be higher in the basic sla No effect of temperature 
was observed on the lope of the line in fis 8 and 
9 

The various observations described in the preced- 
ing sections indicate strongly that the n pellet 
found in the slag afte ilphur transfer result from 


chemical eductiot 0 oxidized or he i 
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phase. This reduction could occur at either the slag- 
metal or slag-graphite interface. The majority of 
the pellets were found near the graphite crucible 
walls and this was also reported by Holbrook and 
Joseph,’ so the graphite interface is apparently the 
more important one. Contrary to the latter authors’ 
interpretation, it does not seem likely that the pellets 
were pulled from the iron bath by the CO gas 
evolved, for the desulphurizing process is not rapid 
enough to produce the low sulphurs found in these 
pellets during their short transit through the slag. 
The pellets contained equilibrium sulphur because 
they are actually produced by reduction from the 
siag 

Gas Evolution 


The discussion up to this point has indicated a 
reaction mechanism which finally requires the re- 
duction of iron oxide in the slag with the evolution 
of CO gas, according to reaction 3. This gas evolu- 
tion has been observed by most investigators, but 
again, a detailed study of the factors determining 
the rate of gas evolution is required. 

Experimental Procedure: The equipment for these 
experiments consisted of a graphite crucible 1 in. ID 
and 4 in. deep, surrounded by a layer of graphite 
powder contained in an alundum thimbie. The en- 
tire setup was enclosed in a fused silica tube with 
suitable outlets to a vacuum pump, two gas burettes, 
and a helium or nitrogen tank 

An ingot iron charge (106 g) was melted in the 
graphite crucible together with 3.2 g of FeS. After 
melting, the system was closed, evacuated to about 
2 mm Hg pressure, and then flushed several times 
with nitrogen or helium. A charge of 16 g of pre- 
fused slag, contained in an iron cup and attached to 
the end of the thermocouple protection tube, was 
then lowered into the iron bath, thus determining 
the starting time of the experiment. The volume of 
gas evolved was measured by the gas burettes, and 
gas samples were analyzed for CO, and CO and 
found to be only CO. No sulphur could be detected 
in the gas. The iron was analyzed for Si and S, and 
the slag for S, Al.O,, CaO, SiO., and Fe. Tempera- 
tures were measured with a calibrated platinum 
platinum-rhodium thermocouple, dipped into the 
slag 

Data Results: Effect of Temperature, Slag Com- 
position, and Sulphur Content in the Metal During 
Sulphur Transfer: Typical data from these experi- 
ments are shown in table VIII and plotted in fig. 10 
The curves show that CO evolution is favored by 


Table VIII. Effect of Temperature, Slag Composition, 
and Sulphur Content in the Metal on Rate of Gas 
Evolution During Sulphur Transfer 


Ex Initial Initial Final 

peri Slag Total Pets Pet Si 
ment Designa Temp Time Vol, in in 

Neo tion Min Metal Metal 
1 0 951 

1 29 2.27 0 884 

7 ag ( of 
25 0 61 

9 7 o519 

t 204 2.20 t 
2 800 0.02 
’ 42 0210 
44 ‘ 042 
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high temperature and by high sulphur in the iron, 
the same factors which favor sulphur transfer. These 
facts establish that CO evolution is associated with 
the sulphur reaction. On the other hand, significant 
amounts of CO were evolved in blank runs when 
the iron contained only 0.03 pct S, and the sulphur 
reaction alone cannot account for this gas. Side re- 
actions, such as the reduction of silica in the slag, 
must be responsible for this discrepancy, but a satis- 
factory material balance for CO on the basis of con- 
ventional slag and metal analyses has not yet been 
achieved. This and other phenomena connected with 
gas evolution are the subject of a current research 
program which will be reported separately. 


Slag Constitution 


The experiments of the previous sections provide 
a picture of sulphur transfer involving an iron- 
sulphur compound as an important intermediate in 
the process. Although no further direct evidence is 
available, it is pertinent to visualize the role of this 
intermediate in terms of the more recent pictures 
of slag constitution. The slag may be regarded as 
a network of silicate tetrahedra with the small, 
highly charged silicon ions at the centers of tetra- 
hedra and oxygen ions at the corners. Each corner 
is shared by two tetrahedra except where the link- 
age is broken by larger calcium and ferrous ions. 
Although not exhibiting the complete regularity of 
crystals, these slags approach an arrangement of 
the closest possible packing of the constituents in 
a statistical manner. From consideration of chemical 
similarity, it might be expected that sulphur would 
substitute for oxygen when it enters this network, 
but spatially it has a larger diameter than oxygen, 
which might require a high activation energy for 
the process. Similarly, iron should substitute for 
calcium, and it can do this readily because it has a 
smaller diameter. These compensating volume effects 
thus facilitate the entrance of sulphur into the sili- 
cate network when it is combined with iron instead 
of calcium. This can be followed by a rearrange- 
ment within the slag in which the sulphur will be- 
come bound statistically to calcium rather than iron, 
the latter becoming an oxide rather than a sulphide 
This is the end state required for thermodynamic 
equilibrium.” “ The iron-sulphur combination thus 
plays the characteristic role of an intermediate com- 
pound in facilitating the process without remaining 
as a final product. The diameters of the various ions 
under discussion are as follows 


lon Diam, A lon Diam, A 
Fe 1.50 oO 2.80 
Ca 1.98 s 3.68 
Si 0.82 

Summary 


Based largely on experimental evidence, a de- 
tailed picture has been developed for the mechanism 
of sulphur transfer between iron and slag in equi- 
librium with a graphite crucible 

1. Diffusion of sulphur in an AlO,-SiO.-CaO slag 
is so slow at 1600°C that concentration gradients 
are eliminated by convection rather than diffusion 

2. The area of the slag-metal interface is a de- 
termining factor in the rate of the process 

3. Iron transfers across the interface with sul- 
phur. The time curve for iron in the slag contains 
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a maximum which can be interpreted as showing 
that the iron-sulphur compound is an intermediate 
rather than an end product of the reaction. 

4. The analyzed iron in the slags in these experi- 
ments was chemically combined iron, not mechani- 
cally entrapped, metallic iron. 

5. The iron pellets resulting from desulphuriza- 
tion are produced by the reduction of combined iron 
in the slag rather than the entrainment of parts of 
the metal bath by CO evolution. 

6. The rate of gas (CO) evolution accompanying 
the sulphur reaction increases with temperature 
and with the sulphur content of the iron. 

7. The experiments provide quantitative proof 
and an elaboration in detail of the most widely 
accepted mechanism for desulphurization under re- 
ducing conditions: 


FeSw.. 


3. + > Fe + 
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Young's Modulus and Its Temperature Dependence 


in 36 to 52 Pct Nickel-lron Alloys 


Young’s modulus and its temperature coefficient in 36 to 52 pct Ni-Fe 
alloys depend upon composition and also the straining-annealing history. 
Alloys near 42.5 pct Ni, when worked cold and then annealed at 400° or 
600°C, have nearly zero mean thermoelastic coefficients between —50° 

and 100°C. A discussion of the theory is given. 


eter ati modulus of elasticity in metals ordi- 
narily decreases with rising temperature. The 
range of the thermoelastic coefficient at room tem- 


1 dE 
perature (temperature coefficient of modulus, E =n J 
illustrated by the values for tungsten and hard- 
drawn aluminum, 95 and 1220x10° deg C 


However, a nearly zero thermoelastic coefficient Is 
observed in some ferromagnetic alloys over a limited 


temperature range In these alloys, as the tempera- 


ture is raised, an increase in modulus arising from 
loss of ferromagnetism compensates the normal de- 
crease Iron-nickel alloys containing 36 to 52 pet 
Ni behave in this manner. In the present investiga- 

M. E. FINE d W. C. ELLIS, Members AIME, are 
on the Technical Staff, Be Telephone Laboratori 
Ne Yo N.Y 

LIME cago Met g. Octobe 150 

TP 2921 D cop may ent t 
Transactior IME before Dec. 15, 1950. Manuscript 
received April 14, 1950; ret o ece ed July 7. 1950 


tion, the dependence of the modulus and thermo- 


elastic coefficient on cold working and annealing 
were studied in tron-nickel alloy n this range of 
nickel. Although these allovs, when fullv annealed, 
have a coefficient near zero over a very small tem- 
perature interval, the temperature range of low co- 
efficient can be extended greatly by straining and 
then stress-relief annealing 

The modulu of ftace-centered ron-nickel 
allovs annealed at 1000 C dot not varv linearly 
with composition at room temperature but, as 


shown by the solid line of fig. 1, from Koster, is 
minimum at 40 pet Ni and maximum at 87 pct Ni 
The modulus increases with applied magnetic field 
but retains the minimum near 40 pct Ni 

Schematic change of modulus with temperature 
for three compositions is shown in fig. 2 With in- 
creasing temperature, the slope becomes less nega- 
tive, goes through zero (temperature of minimum 
modulus for the alloy), becomes positive, and re- 
sumes its normal negative value above the Curie 


= 
of \ 
. \ 
/ 
\ / 
\/ Fig. 2—Relation between 


Young's modulus and 
temperature in 36 to 52 
pet Ni-Fe alloys. 
lilustrating negative, near sere, 
and positive thermoelastic co- 


efficients 


Fig. 1—Young's modulus 
(room temperature) of 


face-centered cubic Fe-Ni Pet Temp 
alloys annealed at 1000°C. 


From Koster. — 
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temperature. The temperature of the minimum 
modulus increases with Curie temperature and, 
hence, with nickel content. When the Curie tem- 
perature is just above the temperature of measure- 
ment, the thermoelastic coefficient is positive; when 
the Curie temperature is much higher, the co- 
efficient is negative. A flat minimum at room tem- 
perature is the necessary condition for a nearly 
zero coefficient over a useful temperature range 
Guillaume’ obtained a flat minimum by adding 
chromium. The present investigation shows that the 
flat minimum can be obtained in binary iron-nickel 
alloys by a straining and annealing treatment 


Experimental Procedure and Test Data 


The major series of alloys (K-series, table 1) 
was melted and cast in vacuum from electrolytic 
nickel and electrolytic iron. This series was sup- 
plemented by a number of alloys (table I) to which 
manganese was added. Most of these were pre- 
pared by melting in air under a slag, but two, desig- 
nated CA, were melted in vacuum and cast in a 
helium atmosphere. All of the alloys contain 0.3 to 
0.4 pet Co originating from the nickel. The samples 
were swaged cold to the desired diameters with 
intermediate anneals 

The methud for measuring the modulus and the 
thermoelastic coefficient was devised by Wegel and 
Walther.’ In this method, the resonant frequency 
of a rod is determined in forced longitudinal vibra- 
tion. The specimen, approximately 2 in. long and 
0.200 in. in diam, was suspended by two pegs which 
fit into a small groove machined in the center of the 
sample (fig. 3). A variable frequency oscillato: 
acting through a polarized bi-polar magnetic unit 
forced the ferromagnetic specimen to vibrate. The 
detector was an identical magnetic unit 

The frequency of the oscillator was varied until 
the maximum response was obtained on a vacuum 
tube voltmeter in the detecting circuit. This fre- 
quency, the resonant frequency of the rod (ap- 
proximately 50 kc), was measured to within 1 to 5 
sec, depending on the sharpness of the 
resonance. The maximum strain amplitude was ap- 
proximately 1x10 . The data consist of the resonant 
frequencies of each of the samples at a series of 
temperatures controlled to within 1 °C. Typical data 
are given in fig. 4 

For a rod vibrating in the first longitudinal mode, 
the resonant frequency, f, and Young’s modulus, E, 
are related by eq 1, provided the length is suffi- 
ciently greater than the diameter, a condition ful- 
filled in the specimens used 


cycles per 


E = 40 pf’, density and | length. [1] 


The moduli at 25 C (figs. 5 to 7) were calculated 
using eq 1. The densities were determined by the 
method of weighing in air and reweighing in re- 
distilled bromobenzene and are accurate to three 
significant figures. This limits the accuracy of the 
moduli to +0.005x10° dynes per cm 

The moduli at other temperatures (fi 
and 9) were calculated from those at 
eq 2 which follows from eq 1, neglecting trivial 
terms. 


where p 


& & 


5 C using 


SE = E, —E E 


f_) 
« (T 25)| [2] 


In figs. 8 and 9, the origins of the curves were moved 
to 56°C 


The coefficients of expansion (a) were 
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Fig. 3—Apparatus for measuring resonant frequency 
of a ferromagnetic rod vibrating longitudinally. 


obtained from Lohr and Hopkins” and unpublished 
data of the authors. The difference, SE, is accurate 
to +0.0005x10° dynes per cm 


The thermoelastic coefficients ( E 


and 11) were calculated from the slopes of the fre- 
quency-temperature curves using eq 3, derived 


Table I. Chemical Analyses of lron-Nickel Alloys 


Wt Pet 
sample 
Desig 
Ni Fe Mn Ce si ( 
Vacuum Melted Series 
K370 5.7 63.9 
Kee 19.7 59.7 0.36 
424 7.0 oul 036 0.02 
K268 45.5 53.8 O41 
49.0 0.40 
K371 417.5 0.38 
Manganese Containing Air Melted Series 
6584 7 65.7 047 
6583 5.6 63.4 0.38 
6506 19.5 9 t 0.38 
6567 wre 0.47 
Manganese ¢ tai gl Coefficient Air Melted Series 
6568 417 7 0 42 
6527 427 166 
6556 43.5 065 
Manganese Containing Controlled Atmosphere Series 
Vacuum Melted, Cast in Heliun 
CA-294 48.8 0.7 
CA-29 52.4 47.0 0.52 0 42 
45.20 7 
! 
~ 
SN. 
= 


vas 


4 


_-*< 


Fig. 4—Plots of resonant frequency as function of 
temperature. 


Curve 1—Heat 6546, 13.5 pet Ni, 56.4 pet Fe, 0.65 pet Mn, 
cold reduced from 6.375 to 6.250 in. diam, annealed | hr at 

Curve °—Heat KS68, 15.5 pet Ni, SKK pet Fe, cold reduced 
from 6.390 to 6.200 in. diam, annealed 1 br at 950° 

Curve 3—Heat K66, 49.7 pet Ni, 597 pet Fe, cold reduced 
from 0.390 te 6.200 in. diam, annealed hr at 

Curve t—Heat K%66, 49.7 pet Ni, 597 pet Fe. cold reduced 
from 0.390 te 0.700 in. diam, annealed I hr at 950°C 
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this way are reproducible to approximately *0.25x 
10 aso | A 
4 
dE 2 at 
E dl dT 
The Modulus and Its Temperature Coefficient , 
Young’s modulus and its temperature dependence 

% in iron-nickel alloys, 36 to 52 pet Ni, are not only : A et 

related to composition but also depend upon work- 2 

ing and annealing history. In the K-series of alloys, 41 i mi ’ 

the samples were prepared by first reducing the ttt 

cross-sectional area 74 pct by cold swaging. Then 3 ‘ai 
one set of samples was stress-relieved for 1 hr at 

400 C, and another set was recrystallized, 1 hr at 

950 C. Certain of the alloys containing manganese + ~~ le poo 7 

were measured in a greater variety of conditions ' ' SPs 

Data are not included for unannealed cold-worked T oe ize 
a Fig. 8—Fractional change of Young's modulus with 
f 1 temperature in iron-nickel alloys cold swaged 74 
a pet, annealed 1 hr at 400°C. 


alloys since the modulus of such specimens, prob- 

. ably due to strain relief, increased on heating. 
Modulus: In the alloys annealed at 400°C, fig. 5, 
ie ’ the modulus, in general, increases with nickel con- 
——e "| tent. Between 43 and 44 pct Ni, the curves for the 
f three temperatures intersect and are closely coinci- 
/ J dent, indicating a small mean thermoelastic co- 

v4 efficient in this composition range 

A A recrystallizing anneal (950°C), fig. 6, results in 
a substantially different modulus-composition de- 
{2 , pendence. The modulus-composition curves for 25 
and 100°C go through well-defined minima. These 
minima occur at lower nickel contents and are less 
sharp as the temperature of measurement is lowered. 
In the K-series alloys having 39.7 pct and more 
, nickel, the moduli, compared at the same tempera- 
ture, are larger when the alloys are annealed at 
400°C than at 950°C. However, the 35.7 pct Ni 
alloy has an opposite relation. In this alloy the 


Fig. 5—Young’s modulus (—50°, 25°, and 100°C) 
of iron-nickel alloys cold swaged 74 pet and 
annealed 1 hr at 400°C. 


from eq 1. The values of coefficient determined in 


moduli for the two annealing conditions approach 

3 each other as the temperature of measurement is 
lowered. 

The shape of the modulus-composition curve for 


e 

L Fe-Ni alloys annealed at 400°C is modified greatly 
iro PERCENT P by sample purity. The moduli at 25°C in Fe-Ni 

Fig. 6—Young’s modulus (—50°, 25°, and 100°C) alloys containing approximately 0.5 pet Mn (fig. 7) 
of iron-nickel alloys cold swaged 74 pet and are minimum near 39 pct Ni for samples in both 

annealed 1 hr at 950°C. annealing conditions (400° and 950°C). 
Temperature Dependence of the Modulus: The 
e . temperature dependence of the modulus in alloys 
| annealed at 400°C and 950°C is given in figs. 8 and 
- iN | oe 9 which show the fractional change in modulus 
AE 
\+\ ( ) as the temperature is increased above —50°C 
. \ 4 In figs. 10 and 11, the thermoelastic coefficients, 


. (slopes of the curves in figs. 8 and 9), are 


: given for four temperatures, —20°, 20°, 50°, and 

Le 80 C. For a given alloy and treatment, the spread 

among the values of the coefficients indicates the 

‘ Fig. 7—Young’s modulus (25°C) of iron-nickel departure from linearity of the modulus-tempera- 


alloys containing approximately 0.5 pet Mn. 
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These observations are best correlated in conjunc- 
tion with the schematic modulus-temperature 


curves (fig. 2). When cold worked 75 pct and then re 
annealed at 950°C (figs. 9 and 11), alloys near 40 a 
pet Ni have minimum moduli and zero thermoelastic ee 


coefficients near room temperature. In the composi- 
tions with less nickel, the modulus increases with 
temperature between —50° and 100°C. In composi- ; 
tions with more nickel, the modulus decreases with : 
temperature. The minimum in the modulus-tem- : 
perature curve for this annealing condition, 950°C, : 
is sharp as shown by the curve for 39.7 pct Ni alloy 


WEGMT PERCENT 


Fig. 10—Thermoelastic coefficients of iron-nickel 
alloys, cold swaged 74 pet, annealed 1 hr at 400°C. 


hd 


TIONAL CHANGE IN YOUNG'S MODULUS 


Fig. 11—Thermoelastic coefficients of iron-nickel 
alloys cold swaged 74 pet, annealed 1 hr at 950°C. 


20 
TEMPERATURE DEGREES 


Fig. 9—Fractional change of Young’s modulus with | my 
temperature in iron-nickel alloys cold swaged 74 ine 
pet, annealed 1 hr at 950°C. | 


When cold worked 75 pct and annealed at 400°C, 


4 
alloys near 43 to 44 pct Ni have their minimum * 
moduli and zero thermoelastic coefficients near 
room temperature. The temperature of the mini- | 
mum generally decreases upon straining. Further- | \ 
more, straining broadens the trough in the modulus- t BS: . 
Addition of manganese, not shown, in general | 4 
decreases the coefficient by a small amount. 3 | Ka ; 
Adjusting the Straining and Annealing to Pro- 
duce Low Thermoelastic Coefficient: The alloys for | . 
this part of the investigation contained manganese } J 
¥ and were melted in air under a slag. The composi- . mar 
to have when Fractional change of Young's modula 
with temperature in an iron-nickel alloy (6568) 
cold worked and stress-relief annealed. The frac- containing 41.7 pet Ni and 0.42 pet Mn, cold swaged 
tional variation in modulus with temperature, 55 pet previous to annealing. 
AE 


, is given in figs. 12 to 14 


E thermoelastic coefficient to a higher temperature ‘ 

Increasing the temperature of anneal displaces the Conversely, starting with an annealed alloy, the : 
minimum value of modulus and the region of low temperature of minimum modulus at first decreases 
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Fig. 13—Fractional change of Young's modulus 
with temperature in an iron-nickel alloy (6537) 
containing 42.7 pet Ni and 0.66 pet Mn. 
with cold working. This is not true for all degrees 
of strain, for if the straining prior to a 400°C anneal 
increased from 55 to 78 pct, the temperature of 
perhaps due to pre- 


minimum modulus increases 
ferred crystal or domain orientations depending on 
the degree of strain In the 42.7 and 43.5 pet Ni 
alloys, the trough in the modulus-temperature curve 

flatter, the greater the prior deformation and the 
temperature. The sarnple 
isoelastic (broadest trough) in the 
temperature range is the 42.7 Ni 


lowet the annealing 
most nearly 

10 to 80°C 
alloy (curve 2, fig. 13) when it has been cold 


‘ 


waged 78 pet and annealed for 1 hr at 400 C 


Theory of the Modulus in Nickel-Iron Alloys 


The modulus-composition and modulus-tempera- 
ture relations in these 36 to 52 pet iron-nickel al- 
loy fis 1 and 2, for the most part, can be ex- 
plained by present concepts of ferromagnetism 
Ferromagnetism modifies the normal paramagnetic 
modulus in three way (A) The addition of the 


energy of magnetization to the potential energy of 
the crystal alter the modulu directly (B) At 
temperature ist below the Curie point, stress in- 
duces a change in the intensity of magnetization in 
a single ferromagnetic domain. This involves a 
volume change and an additional strain.” (C) Stres 
causes the domains to change their size and ori- 
entation producing an increase in strain (linear 
magnetostriction ) 

Proce 1 may increase or decrease the value of 
the modulu B and C always lower the modulus 
C will disappear if the material aturated by an 
external magnetic field. Since they are processes 
within the domain and depend only slightly on 
domain orientation, A and B are independent of an 
ordinary external magnetic field 

The stress-produced linear magnetostriction 


magnetostriction 


Since the direct 


and the stre 
(8B) have been fully described 


-produced volume 


effect of the energy of magnetization ( 1) does not 
appear to have been explicitly recognized before. 
details of the mechanism are ncluded here. The 
addition of the enereyv of magnetizatior ! eneral, 


| 


causes the equilibrium interatomic distance and the 
relation between potential energy and interatomic 
distance in the ferromagnetic state to be different 
from those in the paramagnetic state.” Since the 
addition of the energy of magnetization changes the 
relation between the potentia! energy and the inter- 
atomic distance in a crystal, the second derivative 
of this relation, of which the modulus is a function, 
will be changed also. From a consideration of the 
energy-interatomic distance relations, a correlation 
between the signs of the modulus change and the 
volume change can be deduced. This is supported 
by some experimental data. For the condition 
., the case for the iron-nickel alloys con- 
sidered here, the modulus is decreased from its 
paramagnetic value.” For the condition r ,,., > 
the modulus is increased over its paramagnetic value. 
This has been observed in nickel 

Modification of the modulus-temperature curve by 
A, B, and C in 36 to 52 pct Ni-Fe alloys is shown 
in fig. 15a. The result is a curve resembling those 
in figs. 2 and 9 with a minimum at some tempera- 
ture and a positive slope just below the Curie 
point. All three effects, in these alloys, lower the 
moduli from their paramagnetic values. Since the 
energy of magnetization decreases with loss of 
ferromagnetism, the direct effect of the energy of 
magnetization on the modulus (A) becomes smaller 
on heating as the temperature approaches the Curie 
point. This makes the slope more positive (curve A). 
In fact, Engler’s’ measurements of the modulus of 
a 42 pet Ni-Fe alloy in a reasonably saturating 
magnetic field (H 575 oersteds) show that A in 
itself is large enough to cause a positive slope. The 
stress-produced volume magnetostriction (B) is in 
effect only just below the Curie point (curve A B). 
The stress-produced linear magnetostriction (C) 
lowers the modulus still further as shown by curve 
A BC and, in the region of loss of ferromagnetism, 
also Causes the thermoelastic coefficient to be posi- 
tive. Curve A B applies when the alloy is mag- 
netically saturated. Curve A B C applies otherwise 


r r 
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; 
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Fig. 14—Fractional change of Young's modulus 
with temperature in an iron-nickel alloy (6536) 
containing 43.5 pet Ni and 0.65 pet Mn. 


1124—JOURNAL OF METALS, SEPTEMBER 1950. TRANSACTIONS AIME, VOL. 188 


; 

d rt 4 

: 

\ nig 

‘2 

| 

| 

; 

i 

if 

‘ 


Experiment confirms this theory. Near room tem- 
perature the ferromagnetic effects in the higher 
nickel alloys (the Curie points are far above room 
temperature) are insensitive to the temperature of 
measurement, and the modulus decreases with rise 
in temperature as shown in figs. 5 and 6. For the 
lower nickel contents, the Curie points are just 
above room temperature, and the modulus increases 
as the temperature is raised. 

Strain hardening reduces stress-produced 
linear magnetostrictive strain (for a given stress) 
by obstructing domain movement’ and by causing 
a preferred domain orientation.’ The result is a 
flatter minimum in the modulus-temperature curve 
(compare figs. 8 and 9) the behavior being more 
nearly like curve A B 

The occurrence of a minimum in the modulus- 
composition curves (figs. 1, 6, and 7) may be at- 
tributed to the composition dependence of A, B, and 
C as represented in fig. 15b. If the temperature of 
measurement is far below the Curie point, as in the 
higher nickel alloys, the direct effect of the energy 
of magnetization (A) diminishes with increasing 
nickel since the difference between the potential 
energy curves for the paramagnetic and ferromag- 
netic states decreases. Furthermore, the linear 
magnetostriction (C) decreases as nickel is added. 
The modulus thus increases with nickel content in 
the higher nickel alloys. As the nickel is lowered, 
the Curie point nears room temperature and is at 
room temperature for an alloy of approximately 
28 pet Ni. The magnitudes of A and C diminish 
with increasing intensity as the temperature of 
measurement nears the Curie point. The increase in 
the modulus at room temperature (figs. 6 and 7) as 
the nickel is reduced below approximately 42 pct 
thus is caused by increasing loss of ferromagnetism. 
The increase in modulus due to loss of ferromag- 


Fig. 15—Effect of ferromagnetism on the modulus 
of iron-nickel alloys. 


In curves marked a 
A the paramagnetic | = 
modulus is modified 


by the energy of | a6 
magnetization In ae 
curves marked AB 2} 


the stress-produced & 
volu me magneto- 
striction is included 
also. In the curves | 

marked A BC the 
medulus is further 
modified by the 
stress-produced lin- 
ear magnetostric- 

tion 


b. The Curie point of 
alley on left hand ; 
side of ) is at room 
temperature (ap- 
proximately 28 pet 
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netism is greatest at the highest temperature of 
measurement shown in fig. 6. Decreasing the tem- 
perature of the measurement lowers the nickel con- 
tent corresponding to the minimum as shown by 
the dotted curve A B C in fig. 15b 

Strain hardening, by largely eliminating the 
stress-produced linear magnetostriction, is ex- 
pected to increase the modulus. Furthermore, the 
effect of strain hardening in increasing the modulus 
diminishes as the nickel is lowered, since the Curie 
point nears the temperatures of measurement. Com- 
parison of figs. 5 and 6 shows this to be the case 
with but one exception, the alloy containing 35.7 
pet Ni. The exception, the 35.7 pet Ni alloy in 
which the modulus decreases with strain hardening, 
may be due to partial transformation of the face- 
centered cubic phase The effect of manganese 
in changing the modulus-composition curve of the 
low-nickel alloys may also be associated with the 
phase transformation. 


Summary 


In 36 to 52 pet Ni-Fe alloys there is a temperature 
at which an increase in Young's modulus, arising 
from loss of ferromagnetism, exactly compensates 
the normal decrease, and a zero thermoelastic co- 
efficient results. The temperature of zero co- 
efficient depends upon composition and on straining 
and annealing history. The temperature range of 
low coefficient is greatly extended by cold work. 
For example, alloys near 42.5 pet Ni, when worked 
cold and then annealed at 400° or 600°C, have 
nearly zero mean thermoelastic coefficients between 

50° and 100°C 

The general behavior of the modulus and its 
temperature dependence is explained on the basis 
of three ferromagnetic effects: (A) direct effect of 
the energy of ferromagnetism on the modulus, (B) 
the stress-produced volume magnetostriction within 
the domains, and (C) the stress-produced linea 
magnetostriction. 
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A Study of Strain Markings in Aluminum 


by Bani R. Banerjee 


This paper reports metallographic evidence of strain markings in high- 


purity aluminum (99.998 pct), hitherto unobserved, and a study of their 
crystallography. Some incidental observations tend to provide indirect 
evidence of a close relationship between strain markings and annealing 
twins, to clarify the peculiar behavior of aluminum in its reluctance to 
form banded annealing twins, and to indicate that the type of localized 
strain at the slip interfaces, which are responsible for the etching effects 


ATERIAL used throughout this investigation 
was high-purity aluminum (99.998 pct). The 
ls-in. cubes were cut out of a cold-rolled slab and 
annealed at 550°C for 1 hr before deformation 
The single crystal specimen was 1 in. in diam x 
0.33 in. thick, cut from a cylindrical crystal pro- 
duced by cooling at about 55°C per hr in a furnace 
which had a convenient gradient of about 10°C in 
every 4.5 in. vertical crucible length. Specific data 
on the ten specimens studied are summarized in 
table I 
Three types of deformation were employed: (1) 
compression in a hand-operated hydraulic press; 
(2) impact with a 7-lb sledge hammer; and (3) 
rolling, using a wedge-shaped specimen’ to obtain 
BANI R BANERJEE, Junior Member AIME, 
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a gradient of deformations varying from 0 to 50 pet 
along the length of the wedge 

Specimens were either deformed at room temp- 
erature, or rst cooled in a freezing mixture of 
dry ice and ethe at a temperature of 72°C and 
then deformed between steel blocks cooled with 
dry ice 

The specimens deformed at the low temperature 


were ground and polished through 000 emery paper 
and wheels impregnated with alundum and alumina 
No. 1. During this entire procedure the specimens 


were dipped frequently in the freezing mixture of 
dry ice and ether in order to maintain constantly a 


frosty surface as insurance against overheating 

All specimens were given a final electrolytic 
polish, using two different electrolytes* to insure 
that the surface effects observed were not char- 

64 1 42 d elk 

t 1, 6 parts ent de very 
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that render strain markings visible, consists of a twinning displacement. 


acteristic of the polishing technique. With both 
electrolytes, the annealed specimens gave even sur- 
faces with good polish. 

Several standard etchants were tried without 
success. The best results were obtained with an 
immersion etchant, developed in this connection, 
containing: hydrofluoric acid, 4 parts; nitric acid, 
1 part; glycerine, 3 parts. 


Discussion of Results 


Typical strain markings have been observed with- 
in deformation bands, as shown in figs. 1, 2, and 4. 

By stereographic plotting of metallographic meas- 
urements, the strain markings within a deforma- 
tion band in a single crystal of aluminum deformed 
by compression were found to be traces of (111) 
planes within a maximum scatter of 6°. The edges 
of the deformation band were found to be traces 
of the (100) planes also within the maximum scatter 
of 6 (in agreement with previous workers). At 30 
pet deformation, this scatter was considered quite 
normal because of the fragmentation and rotation 
of the crystal. This solution, based on the traces on 
one plane of observation is not unique, but as the 
planes were observed to be those normally and 
logically to be expected, further work in this re- 
gard was not felt to be necessary 

The study of strain markings in a wedge-shaped 
specimen, rolled to obtain a gradient of deformation 
from 0 to 50 pet, revealed prominent strain mark- 
ings at 25 pct reduction in thickness (fig.5). Faint 
and weak strain markings were visually observable 
up to a minimum reduction in thickness of about 
12 pet 

Since strain markings have been observed in other 
face-centered cubic metals after much smaller de- 
formations; and since the rate of recovery in 
aluminum is high, it is believed that, at lower de- 
formations, self-recovery removes the localized 
strains at the slip interfaces, thus removing the 
source of the etching effects that give rise to strain 
markings 

At high magnifications, strain markings some- 
times seem to appear as very thin, light-banded re- 
gions bounded by a pair of dark edges. This so- 
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called “double nature of the bands” has been con- 
sidered by some’ as evidence that the strain mark- 
ings are thin mechanical twins. That the grooved 
nature of the etching effect along the planes of slip 
renders the strain markings visible and gives rise 
to the above-named banded nature of the strain 
markings was clearly evident upon slightly changing 
the focus of the eyepiece on the microscope, focus- 
ing first on the polished surface and then changing 
the focus to the bottom of the grooves. 

Fig. 3, in which two sets of strain markings 
(fairly irregular and wavy at this stage of deforma- 
tion) are shown crossing one another in the large 
grain, is certainly reminiscent of the typical cross- 
slip reported by Maddin, Mathewson and Hibbard‘ 
in alpha brass single crystals and by G. J. Ogilvie 
and Boas in large-grained, high-purity 
aluminum. 

In addition to the use of a proper etching reagent, 
the prime requisite for rendering strain markings 
visible in pure aluminum seems to be the main- 
tenance of a low temperature throughout the proc- 
ess of deformation and subsequent mechanical 
polishing. Any heat generated during these stages 
is sufficient to cause the disappearance of the strain 
markings even though no signs of recrystallization 
are visible in these specimens at the highest optical 
microscopic magnifications (around X2500). Speci- 
mens, deformed and polished under low-tempera- 
ture conditions (specimen Nos. 3, 8, and 9 in table 
I), in which these markings actually occurred, 
failed to reveal them when they were repolished 
and re-etched, after aging at room temperature 
from three to four weeks (no recrystallization). 
Thus, strain markings in aluminum are thermally 
unstable and disappear before any observable re- 
crystallization occurs in the matrix. In all other 
face-centered cubic metals and alloys, strain mark- 


Extent 


Speci- of Nature 
men Deforma- | of 
Neo tion, Deforma- 


Pet tion 


Specimen annealed 1 hr at 


50°C 


2 60 Same; compressed in hand 


40.2 Same; compressed betweer 
blocks cooled with dry ict 
nd ether 


Specimen annealed 1 hr at 


50°C 


> 6.6 Same; compressed in hand 


press 


6 56.2 Same further compressed 


194 Same; impact hammered 


48.0 Same 


impact hammered 


Rolled, wedge-shaped 


pecimen 


npressed single crystal 


1.8.9 Repolished after 3 to 4 weeks 


Table I. Analyses of Ten Specimens of High-purity Aluminum 


Room 
Temp CryOs, aceti 


Room HC10,, acetic No strain markings 
Temp 


Room HCI1O,, acetic No strain markings 
Temp 


Room HCIO,, acetic No strain markings 
Temp inhydride 


72°C HCIO,, acetic 
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Fig. 1—Specimen 
No. 10, strain 
markings within 
a deformation 
band in single 
crystal of 
aluminum. 


X500 
Area reduced 
approximately twe 


thirds for 
reproduction. 


ings seem to possess a considerable degree of 
thermal stability, and persist until the cold-worked 
matrix is entirely replaced by recrystallization. 
Aluminum appears to be the only face-centered 
cubic metal in which: (1) strain markings are 
thermally unstable below recrystallization 
temperature, and (2) banded annealing twins are 
not ordinarily found. This, in addition to the re- 
sults of previous researches, suggests an association, 
first between the reorientation process that gives 
rise to the formation of the annealing twins in face- 
centered cubic metals and strain markings, and, 
second, between the twin or stacking faults and 
both strain markings and annealing twins. If it is ac- 
cepted that annealing twins originate from a re- 
orientation process nucleated either by the twin or 
stacking faults,” * or by an extended dislocation," it 
logically might be hypothesized that. in aluminum, 
the introduction of a stacking or twin fault sets up 
an unstable state of affairs by introducing a much 
higher energy condition than is found in other face- 
centered cubic metals. This assumption would re- 
sult, in terms of the dislocation picture," in a ten- 


Temp Electro 
of Polish- Kesults 
Deforma- ing 
tien Bath 


HnOxg, alcoho! Even surface, good polish 
CreOs, acetic 

wid 
strain markings. Deformation 
No signs of recrys 


HnOs, aleohol No 
bands visible 
wid tallization 

Strain markings observed. See figs 


2 and 3 


HnOs,, alcohol 
acetic 


wid 


HCI1O,, acetic Even surface, good polish 


anhydride 


Deformation 
anhydride } bands visible. No signs of recrys 


tallization 


Deformation 
anhydride bands visible No signs of recrys 


tallization 


Deformation 
bands visible No signs of recrys 


tallization 


Strain markings visible. See fig. 4 
nhydride 


72°C HC1O,, acetic Strain markings prominent up to 
nhydride minimum deformation of 25 pet 
fig. 5 Faintly discernible up to 


pet 


Cc HC1O,, acetic Strain markings visible within de 
anhydride formation bands. See fig 


strain markings visible No 
of recrvstallization 
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dency for the two half dislocations to be pulled 
together, overcoming the repulsive forces This, 
in turn, would set into motion a train of redistribu- 
tion of stresses and strains or a reorientation of 
atoms corresponding to a rapid rate of recovery, as 
observed also by Heidenreich This reorientation 
f atoms and consequent dissolution or diffusion of 


oO 
lislocations is in conformity with Buergers’ de- 
cription of the recovery process. The redistribution 

of strains, pictured in the sense of recovery, would 

be expected to dissipate the highly localized strains 
t 


the slip interface, distributing them more evenly 
over the entire tructure 


a“ 


On the basis of the above discussion, it may be 
iggested now that the thermal instability of the 
twin faults cause the disappearance of the strain 
marking and, in turn, is responsible for the lack 
of annealing twin bands in aluminum. In other 
we-centered cubic metals, the twin-faults and, in 


' 
f 
turn, the strain markings are stable and persist in 


the tructure etting into motion the reomentation 
proce giving rise to the recrystallized twin bands 
Summary 


have been observed in high- 
purit aluminum deformed by compression, by 
hammer impact, or by rolling 
2 The minimum amount of deformation by roll- 
! i wedge haped specimen required to produce 
\ ble stra markit Va pproximately 12 pet 
reductior n thickne 
From a study of a nele crystal, strain mark- 
in were concluded to be traces of the (111) plane 
} Strain marku were found to be thermally 
unstable nee they disappeared with aging at room 
temperature and they were not \ ble in specimen 
deformed and po hed at room temperature (be- 
cause of overheating) Th believed to be the 
reason Why strain marking have not previously 
beer ind iminun 
The combinatior the therma nstabilit 
of the train mark! ind the eluctance of alu- 


Fig. 2—Specimen No. 3, deformed 40.2 
pet by compression (low temperature) 
showing strain markings within de- 
formation bands. Deformation bands 
slightly inclined to vertical are roughly 
parallel to plane of compression. X 1000. 
(Upper left.) 


Fig. 3—Same specimen, showing strain 
markings reminiscent of cross slip. 
X1000. (Upper right.) 


Fig. 4—Specimen No. 8, impact de- 
formed 40 pct (reduction in thickness) 
at low temperature showing strain 
markings within deformation bands. 
X2000. (Lower left.) 


Fig. 5—Specimen No. 9, wedge-shaped 
specimen rolled. Spot represents 25 pet 
deformation. Strain markings within a 
grain. X2000. (Lower right.) 


Figs. 2-5—Area reduced approximately two 
thirds for reproduction. 


minum to form banded annealing twins suggests a 
rationalization of the strain-anneal phenomena in 
the face-centered cubic metals, in general, and in 
aluminum, in particular 

6. Strain markings reminiscent of cross-slip 
have been noted 

7. The grooved nature of the etching effect 
giving rise to strain markings has been pointed out 
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Quantitative Stress-Strain Studies on Zinc 
Single Crystals in Tension 


Jillson 


Highly consistent data were obtained for the critical resolved shear 
stress for slip of zinc single crystals of high purity and quality under one 


particular set of conditions. The effects of many variables remain to be 
investigated. An effort to confirm the hypothesis of slip by alternating 


HE data on the critical resolved shear stress for 
zinc single crystals published by Rosbaud and 
Schmid’ showed many irregularities, as seen in fig. 
1. There have been subsequent investigations,” * but 
no one has repeated this work with a wide range of 
orientations, with specimens of a higher degree of 
purity and perfection, and with improved experi- 
mental techniques in order to determine whether 
these variations were entirely experimental or 
whether they might have been due, at least in part, 
to some feature of the mode of deformation not 
known or understood 

Mathewson‘ and others have long felt that the 
glide observed in a [100]* direction between two 
(001)* planes in the zinc lattice might be actually 
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* Three-« ndexes are used throughout for plane 
and direct s ind brackets are used to indicate fam 
lies as well as particular planes or directions 
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{210] unit movements was unsuccessful. 
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ffect of many consecutive unit glides or 


movements in two alternating [210] directions (fig 
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Fig. 1—Dependence of tensile yield stress on orien- 
tation of single crystals of zine containing 0.03 pet 
cadmium as determined by Rosbaud and Schmid. 


J = 


angle between basal plane and specimen axis 
angle between slip direction and specimen axis 
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0.1093 
| 
36 ‘ 
0.7071 
0 2096 
85 0.0872 0.0869 19.93 87 0.052: 
aH 0.0698 0.0696 18.22 87 0.052 0.0522 
2). Mathewson has reasoned that, if this is true, the of them would have to be reached. In some orienta- 
intermediate position of the atoms, the first tions the critical stress for the first movement would 
, {210} movement, is one of lower stability or higher be reached before that for the second, and the latter 
a energy than the normal position and that, to attain would be the limiting stress for glide. In other 
¥ this position, an atom must be raised from its normal, orientations the reverse would be true. A re-analysis 
Vig low-energy valley up over an energy hill and down of the data of Rosbaud and Schmid on this basis 
i : into the higher energy valley of intermediate was inconclusive because of the magnitude of the 
be | position. This is represented in fig the first experimental variations. A new investigation with 
c, half of the lower curve, and the incr in energy improved specimens and techniques was indicated 
x required is represented by ac. The second part of 
4h the movement requires only that the atom be raised Experimental Procedure 
> from this intermediate valley to the top of a similar Specimens 16 in. long were grown of 99.999 pet 


‘ hill so that it can drop into a normal valley. In this zinc in ‘zy in. ID, precision-ground pyrex glass tubes, 
: case, the increase in energy required be. The as described in another paper, and were etched for 
upper curve represents hypothetical conditions for 5 see with 50-50 HCl, rinsed in distilled water and 
a [100] movement. It occurred to on that then alcohol, and allowed to dry. Their orientations 
there might be different critical olved shear determined by X-ray methods, are listed in table I 
tresses for the two parts of the lower curve and The analysis zine used, in percent, was: lead, 
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that in order for a complete glide to take place both 
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Fig. 2—Hypothetical slip in alternating | 210] direc- 
tions compared with simple | 100] slip on basal 
plane of zine crystal. 
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Table I. Data for Tensile Stress-Strain Tests on Single Crystals of 99.999+ Pct Zine 
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0.00013; iron, 0.0006; cadmium, 0.00003; and copper, 


Fig. 3-—Hypothetical energy changes during slip in 
alternating |210| directions compared with those 
during simple [100] slip. 
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Fig. 4—Parts of grip assembly for tension tests of 
zine single crystals. 


0.00012. No tests were made for A, Br, Cl, F, He, H, 
I, Kr, Ne, N, O, Se, S, or Xe. Other elements were 
not detected or were in insignificant amounts 
Total impurities detected were 0.00088 pct and the 
percent zinc by difference was 99.99912. An 8 in 
gauge length was marked on the specimens by 
applying soft red crayon to the specimens in the ap- 
proximate positions and scribing light, sharp lines 
in the crayon marks (not in the specimen) with a 
sharp needle. 

It was believed that axiality of loading was of 
great importance, and special grips were designed 
as shown in fig. 4. The specimen is inserted into the 
split, tapered collet (upper right), threaded on the 
inside, which is snugged gently into a tapered sleeve, 
shown below the collet, fastened in the clamp (next 
below). The taper gives a self-tightening action 
under load. The clamp, the ring shown below it 
and the ring attached to the hook (upper left) have 
knife-edges at right angles. Assembling is done with 
the greatest of care to avoid deformation of the 
specimen. A similar gripping system is applied to 
the other end and the specimen is hung in position 
on the test rack. The assembly is checked for axiality 
and for straightness at this time (and periodically 
throughout the test) with the aid of surveyor’s 
transits in positions 90° from each other about the 


axis of the specimen. 
A bucket was suspended from a hook fastened to 


Table HU. Critical Stresses Resolved in [210] Directions 
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the lower grip assembly, and water was added to 
the bucket at a constant rate by maintaining a con- 
stant head of water at a constant temperature be- 
hind a given orifice (fig. 5). By changing the size 
of the orifice and the head of water, it was possible 
to obtain the rate of flow desired in every case. This 
was determined from the orientation of the speci- 
men to give a rate of increase of stress in the glide 
plane in the [100] glide direction of 0.1 g per mm 
per min. 

The tests were run in a constant-temperature, 
constant-humidity testing room at 25.0) + 05°C 
and 60 + 5 pet relative humidity. 

A two-scope optical cathetometer was chosen for 
measuring elongations. The positions of the fiducial 
marks on the specimen were read to the nearest 
0.001 cm. The error in strain with an 8 in. gauge 
length was estimated at +1 x 10° and was mini- 
mized further by the method of plotting 

Readings were taken alternately on the upper 
and lower marks at about 30-sec intervals until the 
specimen had stretched about 1.5 pet. 

The readings of the upper and lower scopes were 
plotted separately against time and a curve was 
drawn for each, trying not to average out any fluc- 
tuations that might be due to the nature of the def- 
ormation. The differences between the two curves 
were then determined and a stress-elongation curve 
was plotted. Elongations were also recalculated into 
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Fig. 5—Apparatus used for loading single-crystal 
specimens. 
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analysis, would require that the S 4 values down 
. to some intermediate orientation and the S 4» values 
fate = up to some intermediate orientation, as suggested 

by the broken lines, should be constant 
Such is not the case. They show a definite trend 
rather than a constancy and hence fail to substan- 
tiate the [210] hypothesis. Perhaps, however, they 
t t T do not disprove it. It may be that the premises upon 
: which the analysis was based were incorrect. Per- 
2 haps the stress must be resolved first in the [100] 
: one direction and then multiplied by a cosine factor to 
ne describe the sidewise movement. As far as stress 
calculations go, we would then be blind to the 
mechanism. Maddin, working with single crystals 
of brass, has recently obtained evidence of a dif- 
ferent nature in support of the [210] hypothesis, 
‘ and Barrett has obtained supporting X-ray evidence 

+ from certain silicon alloys 
The critical stress values of table I have been 
plotted in fig. 6 against sin 7 cos A, for comparison 
a acer | with Rosbaud and Schmid’s plot shown in fig. 1 
The improvement in consistency of experimental 
data is gratifying. 

A consideration of the effect of an error of +1 
in determining the orientations of specimens, indi- 
cated in fig. 6, shows that the values obtained for 
the critical resolved shear stress for basal slip in 
ten of the specimens are constant well within the 
anticipated experimental error. The author felt 
justified, therefore, in drawing all ten stress vs 
shear curves through the average critical value, 


| Fig. 6—Relation between critical stress and orien- 
tation of single-crystal specimens of 99.999+ pct 18.4 g per mm’, in order to present them all clearly 
zine. in a single figure (fig. 7). The other five specimens 

began to deform before the resolved stress attained 

a value of 18.4 g per mm’. The value at which this 

; terms of shear, and a stress-shear curve plotted, by started varied with the specimens; but no correla- 
means of the formula (reference 6, p. 64) tion with orientation, the only intentional variable, 

could be shown. The only variable which should 

L = have lowered the critical resolved shear stress sig- 

ae cn nificantly is non-axiality, which could have resulted 


and L are the original and new lengths, a 


the hear, and 7 and A as described previously soor - - 

The critical stress was determined from an exam- 

nation of these curve ind was recalculated into 4 

esolved stresses in the [100] glide direction and ge sat > 

the [210] directions on each side of this by mean | 

of the formula (reference 6 p 111) nf 
| 


sn OS A 


(force divided by cross- 


the critical resolved a 


» tabulated in table I 


Discussion of Results 


Examination of the values in table I for S 4,, the i. _4 4 


critical stre resolved in the (001) plane in the 
[100] glide direction, shows a good average value of, 
18.4 per mm Of the 15 pecimen tested, 12 7 4 
yielded values within about 1 pet of this value, 


was withir 2 pet, and two were within ) pet 

degree of consistency, despite wide variations : 7 
in orientation, indicated no need for an alternating n 
[210] hypothesis of the mechanism of slip. Further- 
more, if the critical stresses resolved in the alter- 
nating [210] directions are arranged in the ordet 
of increasing angle between [100] and the projec- Fig. i—Stress-strain curves for single-crystal 
tion of the specimen axis on (001), as in table II specimens of 99.9994 pct zinc. 

. : Adjusted (within iimits of experimental error) to a critical 
the [210] hypothesis, according to the uggested resolved shear stress of 18.4 g per mm 
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from unintentional deformation before the start of 
the test. These tests might be eliminated on this 
basis. However, it must be significant that every one 
of the other ten curves contained a straight-line 
portion that passed through the 18.4 critical point 
(well within the limits of error imposed by the in- 
accuracies of the determination of orientations) and 
that those showing initial deviations always reached 
and then followed a similar straight-line portion 
which could be extrapolated to a similar value, as 
though the initial effect of the tension was to elim- 
inate or correct the effects of previous slight bend- 
ing or non-axiality. The author believes that the 
straight-line extrapolations represent the true curves 
(Andrade) and that the initial deviations should be 
ignored. For these specimens, the extrapolated 
values are shown in table I and fig. 6. The average 
critical resolved stress is 18.4 g per mm’ whether 
these values are included or not. 

The stress vs. shear curves of fig. 7 (or a similar 
plot of stress vs. elongation) showed definite differ- 
ences in the strain-hardening characteristics of 
different specimens, both in the initial rates of hard- 
ening and in the total hardening for any given 
amount of shear or elongation. All attempts to 
establish a correlation with some function of orien- 
tation failed. This failure may have been due to the 
fact that once deformation had started, it tended to 
proceed inhomogeneously, resulting in non-axialities 
and resultant bendings of the specimens. It might 
also have resulted from differences in lead distribu- 
tion in the different specimens, but these, in turn, 
might be expected to be a function of orientation 
Speculation might be made as to the exact differ- 
ences in the nature of the deformation in the dif- 
ferent parts of the stress-strain curve, but it seems 
that such discussion might well be deferred until 
the effects of various variables in the testing pro- 
cedure, as surface condition, size and shape of speci- 
men, rate and temperature of test, etc., have been 
investigated and a firmer foundation for speculation 
has been obtained 

It was also observed that extension frequently 
occurred in tiny jumps, as has been mentioned by 
many investigators with zinc and with other 
metals The nature and cause of these jumps has 
not been definitely established. It has been demon- 
strated that their occurrence, magnitude, and fre- 
quency are dependent upon temperature The present 
investigator is inclined to suspect a connection with 
the rumpling or kinking mechanism discussed in 
another papet Variations in temperature were 
shown to affect this mechanism. The explanation of 
these jumps is a matter of fundamental importance 
and it is hoped that as the various phases of the 
present work are expanded, information may be 
obtained that will serve this purpose 


Conclusions 

Highly consistent data have been obtained which 
indicate that the critical resolved shear stress for 
slip is 18.4 g per mm’, on the basal plane in the 
close-packed direction of single-crystal specimen 
of 99.999 pct zinc. The specimens were cylindrical 
in shape with a '2-in. diam, lightly etched with 50 
pet HCl, and tested in tension with a rate of in- 
crease of stress resolved along the basal plane in 
the close-packed direction of 6.10 g per mm’ per 
min, at a temperature of 25.0 0.5°C and a rela- 
tive humidity of 60 5 pet. The effects of many 
variables on the magnitude of this critical resolved 
tress remain to be investigated, but specimens and 
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equipment for many such tests have been made 
available. 

An effort to obtain confirmation, by appropriate 
stress analysis, of the hypothesis of slip involving 
alternating [210] unit movements failed, probably 
because the method of analysis was based upon in- 
correct premises. 

The work-hardening characteristics of specimens 
of different orientations were observed to vary 
under the particular conditions of test. Efforts to 
correlate differences in work-hardening with differ- 
ences in orientations failed, perhaps because of ex- 
perimental complications. 
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The Vapor Pressure of Silver 


The vapor pressure of silver has been measured by 
the Knudsen orifice effusion method 750° to 1050°C 
using radioactive Ag © as a tracer. The pressures are 
given by the following equations: 

Solid silver: log p ~~ 8.887 — 1.402  10°/T. 
Liquid silver: log p — 8.342 — 1.334 « 10°/T. 


The heats of sublimation and vaporization are respec - 
tively, 64.1 * 0.7 and 61.0 © 0.2 kcal/mol. 


b Nin purpose of this study was to measure the Consolidating constants and expressing as the 
vape e of silver as the first step in the weight of material effusing from the orifice in a 


r pre il 
determinatior f activities in silver alloys and to period of time, ft, 
t the limitations of the method adopted. In ordet (5.83) (10°) (, M)(a)(t)(p) 
I re below 2x10° mm of mer- G = [2] 
the orifi ffusion technique was employed I 
horten the time of collection of silver from the where G, is total weight of monatomic vapor effused 
mic beam, radioactive silver (Ag’’) was used as (c): M is molecular weight of the effusing tracer 
vapor; a is orifice area (cm’); t is time of effusion 
monatomic vapor from (sec): p is vapor pressure of effusing material (mm 
he thickne of the orifice of He); and T is oven temperature (°K) 
ompared with the orifice di- The vapor effuses from the orifice in a hemi- 
calculated from the kinetic spherical pattern, and the intensity of the beam in 
any direction is given by the cosine distribution 
. law.’ Considering this, the weight of effused mate- 
(1) rial can be calculated from the amount of material 
passing through a circular collimator intersecting 
I wel vaterial effusing from the the beam. If such a collimator is in a plane parallel 
orifice per unit time; p is the vapor pressure at oven to the plane of the orifice and with center on the 
temperature, / the ¢ mstant; M is the normal to the orifice center, 


molec ar ht of t] anda the orifice 


irea G 
cos sind 

H. M. SCHADEI 
E. BIRCHENALI 

of Stall Met 


where G, is the weight of effused material passing 
through the collimator, and @ is one half the apex 
angle of the cone defined by the collimator circum- 
ference and the orifice center. Reducing eq 3 to the 
more directly measurable quantities of orifice to 
collimator distance, d, and collimator diameter, D, 
the expression becomes, 
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G, + 4d") 
[4] 


The vapor passing through the collimator, Gy, , was 
condensed on a target and the weight of the micro- 
quantity of Ag’ so collected was determined by a 
radiochemical assay with a Geiger-Miiller tube. The 
activity of the condensate, C;, was then compared 
with that of a standard, C., containing a known 
weight, W., of the oven charge. The weight of 
material which passed through the collimator, on 
the basis of M 110, is then given by 

C, 
Gs Cc [5 ] 
To correct for difference in weights between Ag and 
= must be introduced if re- 
sults are to be reported as the vapor pressure of the 
normal mixture of stable silver isotopes or 


Ag’", the factor{/ 


‘110 


Substituting the equivalents for G,,,... and G, and 


solving eq 2 for p,.«, the final equation is obtained, 


17.153 C, i10 
¢/ 
V 


at 
+ 4d T 
\ M [6] 
If eq 6 is to apply, certain geometrical and physical 


conditions must be established within the system.’ 
These may be summarized as follows 


D 


1. The mean free path, A, of the vapor within 
the oven must be several times the orifice diameter, 
#. To better establish the ratio of A/é, permissible 
if the cosine distribution law is to be obeyed, a series 
of four determinations were made at 1280°K. The 
results are summarized in table I. 


Table I. Variation of Apparent Pressure with \/¢4 


Approexi- 
mate 
Mean 
Ori- Appar- 
Free Path 
Temp, \ 1 2r Diam, Pressure 
kK ntem) fem) (mm of Hg) 
1280.2 2.5 0.026 104 7.01 x 10° 
1280.0 2.5 0.045 58 742 x 10 
1280.5 2.5 0.10 25 7.28x 104 
1280.5 25 0.20 12.5 6.86 x 10 


For the purpose of this experiment, A was calculated 


1 
from A . Where 6 is the molecular di- 


2 


ameter (estimated as 4x10° cm for Ag), and n is 
the number of molecules per cm’ at the tempera- 
ture and pressure under consideration. The “true” 
value of the pressure at 1280 K, again for the pur- 
pose of this investigation, was chosen from the best 
line for 10 points, above 1233.5 K, presented in this 
paper. The value is approximately 7.30x10° mm of 
Hg. The results indicate no significant difference in 
the apparent pressure as A/é decreases from 104 to 
12.5. For all points determined by the molecular 
beam technique and presented in this paper, the 
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ratio of A/é was always considerably in excess of 
this minimum value. 

2. The mean free path, A,. of the residual gases 
between the orifice and target must be several times 
the orifice to target distance. For the data herein 
presented, the ratio is less than 0.03, considering a 
residual gas pressure of 3x10° mm Hg and an orifice 
to target distance of less than 6 cm. This assures 
collection of at least 97 pct of the portion of the 
beam defined by the collimator 

3. The effective sample area, O, from which 
evaporation takes place should be large compared to 
the orifice area, a, i.e., the rate of evaporation should 
be much greater than the rate of effusion. 

4. All components between the orifice and target 
should be adequately cooled to condense the incident 
beam 

5. The orifice temperature must be as high or 
higher than other portions of the oven 


Apparatus 


Details of the assembled apparatus are shown in 
fig. 1. The oven assembly (A) consisted of a tanta- 


lum body containing the Ag + Ag’’,* covered by 
* Ag implies radioactive silver, mass No, 110 
Ag implies the normal mixture of stable isotopes, at. wt 


107.88 


a nickel oven lid upon which was welded a 0,003 in 
nickel orifice plate. Orifices were prepared from the 
nickel sheet by dimpling and then polishing the 
convex protrusion until a hole of the desired di- 
ameter was produced. The coolest portion of the 
oven, hence the effective temperature of the system, 
was that of the oven base where temperature 
measurements were made 

The oven was supported by three, pointed tungsten 
wire legs which rested in a conical hole, V-groove, 
and rectangular notch in the silica block (B). The 
cell was surrounded by three, concentric, clear 
quartz radiation shields (C), between which was 
placed 0.003 in. slotted tantalum sheet. An outer 
shield of alundum (D) surrounded the entire as- 
sembly. Heating of the oven was effected by the 
externally wound induction coil (E) 

Oven temperatures were determined by a Pt—Pt- 
10 pet Rh thermocouple (F) tamped into a drilled 
hole in the oven bottom, The couple was calibrated 
against a standard couple inserted into the oven 
cavity through the opening in the oven lid 

The copper collimator (G), containing a sharp 
edged hole of known area, was screwed into the 
copper tubing target-container (H) and held the 
copper guide block (J) rigidly against the bottom 
edge of the target container. The entire collimator- 
target container assembly was held against the 
ground shoulder of the dry ice-acetone cooling 
jacket (J) by means of the tension spring (K). A 
magnetically operated target ejector (L) was used 
to push target disks (M) into the target receiver 
(N). Alternate disks served only as shields to in- 
terrupt the beam and permit adjustment of tem- 
peratures and accurate timing of each target ex- 
posure. Disks used for targets and the standard 
were identically prepared. Each consisted of an 
aluminum disk, 0.870 in. in diam by 0.185 in. thick. 
One face was recessed 0.030 in. to permit reception 
of a 0.003x0.800 in. diam tantalum target. The 
target was secured by a wire ring to permit re- 
moval of the tantalum and re-use of the aluminum 
disks. Tantalum was chosen for the target material 
because of its great inertness to atmospheric at- 
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Fig. |—Vapor pressure apparatus. 


Oven assembly 


Guide block 
B Silica block 


Dry ice-acetone jacket 


Quartz radiation shields Tension spring 
’ Niundum radiation shield 1 Target ejector 
r Induction coil M Target disks 
Pt—Pt-10 pet Kh thermocouple N Target reeeiver 
G. Coellimater Water jacket 
Target container P. Pyrex support 


tack and apparently higher accommodation co- 


efficient for the silver beam.** 


were cooled by con- 


while 


and targets 
on from the dry ice-acetor 


The collimator 


duct mixture, 


the walls of the pyrex vacuum chamber were cooled 
by a water jacket (QO). The collimator tempera- 
ture was always below 200 C to remove effectively 
all of the Iver vapor striking it 

The orifice to collimator distance was adjusted by 
spacers at the bottom of the 
pyrex support (P), and the distance was measured 
indirectly from the milar triangles defined by the 
i hadow diameter, and 
the fixed collimator to target distance 


rhe system was evacuated through a liquid nitro- 


orifice, collimator diameter, 


gen trap by an air-cooled oil diffu pump backed 
by a mechanical pump. The residual gas pressure 
was measured with an ionization gauge. This sys- 
tem permitted maintenance of pre ires less thar 


3x10° mm of Hg with the oven at 1050 °C 
Experimental Procedure 


The oven charge was prepared by diluting 1/5 
unit of radioactive Ags ( = 7 millicurie) with 2.7 


g of fine silver powder, Lot No. 4303-D of the U. S. 
Metals Refining Co. Since the radioisotope was re- 
ceived as AgNO,, it was necessary to precipitate 
Ag” as the hydroxide and then decompose this to 
metallic Ag’’ by heating. 

Following melting to effect homogenization of 
Ag’ throughout the charge, a weighed sample was 
taken from the oven and dissolved in dilute HNO,. 
An aliquot part representing 18.8 micrograms of the 
oven charge was then evaporated upon one of the 
target disks for use as a standard. To reduce the 
possibility of counting errors due to unevenness of 
the evaporated layer, several disks were prepared 
Their counting rates were similar within the limita- 
tions of the counting equipment. The apparatus was 
assembled as indicated in fig. 1. 

Both the oven and charge were outgassed by 
heating in vacuo to greater than 1000° until the 
residual pressure, at the temperature of the run, 
was less than 3x10° mm of Hg. Upon attainment 
of the desired pressure and temperature of opera- 
tion, the first target was exposed by magnetically 
ejecting the interrupting disk into the target re- 
ceiver. During the exposure, temperature readings 
were taken at intervals of from 3 to 10 min depend- 
ing upon the total exposure time. The average of 
the temperature measurements was taken as the 
effective cell temperature, and the average root 
mean square deviation for all points reported was 
approximately 0.8°C. The accuracy of the reported 
temperatures is within +1°C 

Target exposures were made for various tempera- 
tures and orifice sizes, the time in each case being 
adjusted to collect approximately the same amount 
of silver on each target. By using the magnetically 
operated ejector, exposure times were controlled 
within +0.05 pet 

Under no condition of exposure reported was the 
ratio A/é less than 35, this minimum value being 
applicable to the highest point, 4-Y, at 1328.8°K 
Measurement of orifice areas before and after ex- 
posures indicated a difference of less than +2 pct, 
attributable only to accuracy of the method of 
measurement used. 

The weight of silver deposited on each target was 
determined by counting the rate of radioactive dis- 
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integration (C;) with a Geiger-Miiller tube. This 
rate was compared with that of the standard (C,), 
counted both before and after the unknown target. 
For each experimental point reported, the value of 
the product of their ratio (C;/C.) and the weight 
of silver on the standard (W.,) is the average of the 
corrected counting ratest for three counts totaling at 

* The corrected P ounting rate is the observed rate corrected for 
background and coincidence 
least 10,000 counts each for both the standard and 
the unknown. 

To ascertain whether both the standard and ex- 
perimental targets contained the same material, de- 
cay curves were run on both the standard and one 
of the targets prepared by condensation of the 
vaporized material. Statistically, there is no sig- 
nificant difference in the half-lives of the two Ag 
specimens prepared by independent methods. This 
would indicate that the two specimens represent the 
same population, i.e., radiocontaminants, if any are 
present, are of no consequence in the determination 
of vapor pressure by the method employed 


Data and Results 


The geometrical conditions applicable to and the 
results of 21 target exposures, covering the tempera- 
ture range 1023.6° to 1323.8°K, are given in table 
I+ The methods of determining orifice area (a). 

t For tables Il and III (2 pages) order Document 2856 from 
American Documentation Institute, 1719 N St.. N.W Washingtor 
6, D.C., remitting $0.50 for microfilm ‘images 1 in. high on stand 
ard 35 mm motion picture film) or $0.50 for photocopies (6x8 in 
readable without optical aid 
orifice to collimator distance (d), exposure time (ft), 
average temperature (T), and the weight of target 

110 
silver (C,/C, - W have been previously 
107.88 
described. Vapor pressures were calculated by 
substitution of the observed values in eq 6. 

A plot of the results showing log P vs. reciprocal 
temperature is given in fig. 2. The indicated curve 
was derived by first determining the best straight 
lines, by the least square criterion, for all data be- 
low the melting point (1233.5°K) and another for 
all data above the melting point. From these, the 
pressure at the melting point was calculated from 
the statistically weighed data for each curve extra- 
polated to the melting point. So calculated, the best 
value for the vapor pressure at the melting point is 
3.34x10° mm of Hg as against 3.30x10* mm of Hg 
for the solid curve and 3.36 mm of Hg for the 
liquid curve. This value is well within the stand- 
ard deviation for either set of data 

With the pressure at the melting point fixed, the 
best line for the solid phase was recalculated to 
give that shown in fig. 2. The applicable equation 
follows: 

I. log p 8.887 1.402 - 10'/T (for 1023.6°K 

T < 1233.5°K) AH 64.1 + 0.7 kcal/mol 
where AH, is the heat of sublimation 

Since the experimental data included in this paper 
cover only a relatively narrow portion of the liquid 
silver range, the curve for temperatures greate1 
than 1233.5°K has been recalculated to include the 
data of both von Wartenberg’ and Fischer‘ for rea- 
sons to be discussed later 

Fig. 3 is a replot of 26 points for liquid silver 
from this determination, von Wartenberg, and 
Fischer. The curve for the solid phase is given as 
for fig. 2 and again the pressure at the melting point 
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is fixed at 3.34x10° mm of Hg. The vapor pressure 
equation for the liquid curve is calculated to be, 
II. log p 8.342 1.334x10°/T (1233.5°K < T « 
2443.0°K) AH 61.0 + 0.2 keal/mol 
where AH, is the heat of vaporization. From this 
curve, the boiling point of silver is calculated to be 
2443.0°K. 
Both sets of data used in calculating eqs. I and II 
show excellent correlation (>0.999) to a linear plot 
of log P vs. 1/T. This would indicate little or no 
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Fig. 3—Vapor pressure of silver (T 1233.5°K). 


deviation from the empirical relationship existing 
between the temperature and vapor pressure ove! 
the range covered. 

From the two equations, AH,,, is found to be 
3.1 = 0.7 keal/mol, which includes Kelley’s’ best 
value of 2.855 kcal/mol. 


Discussion of Results 


Of the previous studies on the vapor pressure of 
silver, only one, that of Jones, Langmuir, and Mac- 
kay,’ covered the low-temperature range included 
in this work. Their results were obtained from free 
vaporization of silver from a heated filament, and 
it has been realized for some time that their values 
are much too low 

Measurements were made by Harteck’ over the 
temperature range to 1344 K by measuring 
the weight loss of silver contained in a quartz cruci- 
ble with an orifice. The orifices used were 1 to 3 
mm in diameter, and if it is assumed that Harteck 
used the 1 mm orifice at 1344°K, his ratio of A/é 
was considerably less than 10 and in the range 
where the probability of collision at the orifice has 
an appreciable value. Moreover, precise information 
is lacking on the residual pressure within Harteck's 
system. Conceivably it could have been great 
enough to cause back scattering at the orifice, hence 
a further lowering of the apparent pressure 

The boiling point given by Hansen* has been dis- 
regarded for lack of information concerning his 
methods. The experiments of Greenwood’ and of 
Ruff and Bergdahl” appear to be unacceptable due 
to the use of porous crucibles which lead to anom- 
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alous effects when gases are present in the system 

A complete discussion of these porosity effects is 
given by Fischer,” who repeated the methods of 
Greenwood and Ruff and Bergdahl with nonporous 
crucibles to show that reliable results could be ob- 
tained. Fischer’s work covers the range from 1823°K 
to the boiling point (2425°K by his determination) 
The latter point was determined by the method of 
Greenwood, i.e., by visually observing the start of 
surface agitation as the temperature of the silvet 
was slowly raised. For his other points, Fischer 
employed the technique of Ruff and Bergdah! which 
involved the determination of the rate of weight 
loss of silver through an orifice as the temperature 
of the crucible was raised at a uniform rate. When 
the vapor within the crucible reached the pressure 
of the residual gas in the surrounding vessel, the 
rate of weight loss increased markedly 

Von Wartenberg used the gas saturation method 
Pure nitrogen was passed over the silver and then 
analyzed for the silver picked up. This procedure 
was repeated at the same temperature for several 
different gas velocities. The gas velocity vs. silver 
concentration curve obtained was then extrapolated 
to a zero gas velocity to give the saturation value 
and a measure of the equilibrium pressure 

From a survey of the high-temperature data on 
ilver vapor pressures, it would appear that the 
results of von Wartenberg and Fischer are the most 
reliable. For determination of the vapor-pressure 
curve for the liquid phase, the results of other ob- 
ervetr have been disregarded 


The test for consistency generally applied to 
vapor-pressure data is the calculation of the heat 
or energy of vaporization at absolute zero (\H",), 
combining thermodynamic properties of the con- 
jensed phases determined by thermal measurements 
with the thermodynamic properties of the vapor 
phase determined by the tatistical mechanical 
treatment of spectral data and the experimentally 
determined vapor pressure A complete discussion 

ven by Aston” and by Speiser and Johnston 

rt relation can be expressed as, 


.. 


where, JH heat of vaporization at absolute zero 
Hi heat content at absolute zero; F standard 
ree energy; and 7 absolute temperature F 
phases may be obtained 
from Kelley. Graphical integration of heat capacity 
data from Kelley leads to H H 1374 
19.20 entropy units. For 
temperatures above 1600 K, Kelley's equations for 
H H.. and Cp have been employed. A small 


error possibly results from this extrapolati 


lected for few Ag aton will exist at higher levels 
for 


the temperatures under consideratior 
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The test of the data is given in table III, and the 
consistency of AH”, (67.7 + 0.6 kcal/mol) must be 
considered satisfactory. It compares very favorably 
with similar tests on vapor-pressure data reported 
for other metals. This test does not check the ab- 
solute values of the vapor pressures, but it does 
show that the log p vs. 1/T straight line relation- 
ship is an adequate representation of the data over 
the temperature range employed and that the slope 
is consistent with the heat-capacity measurements 
over that same range. 


Summary 


The vapor pressure of silver in the temperature 
range 1023.6° to 1323.8°K has been experimentally 
determined using radioactive Ag” and the molecular 
beam technique. From these determinations, the 
vapor-pressure curve for solid silver has been re- 
calculated to give appreciably higher pressures in 
the low-temperature range than heretofore reported 
by Harteck. For the liquid silver range (1233.5° to 
2443°K), data from this paper and higher tempera- 
ture data of von Wartenberg and Fischer have been 
considered in a recalculation of the vapor-pressure 
curve. All data used have been checked thermody- 
namically by determining the consistency of the 
heat of vaporization at absolute zero (AH",) as cal- 
culated from the experimentally determined vapor 
pressures and accepted heat capacities, entropies, 
and heat of fusion 
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On the Martensitic Transformation at Temperatures 


Approaching Absolute Zero 


Plastic deformation and straight-cooling experiments on 18-8 and 

1 pct C, 20 pct Ni steels demonstrate that the martensitic trans- 

formation proceeds with characteristic rapidity even at temperatures 

approaching absolute zero. These results indicate that the atom-by- 

atom growth mechanism for martensite formation is invalid, at least 
in the alloys studied. 


T a recent symposium on thermodynamics in 

physical metallurgy’ two opposing theories of 
the austenite-martensite transformation were pre- 
sented. Both theories agreed that this type of re- 
action involves a nucleation process which requires 
activation and that the activated nuclei develop into 
the well-known martensite plates with tremendous 
speed. However, there were essential differences in 
the two points of view concerning the nature of the 
nucleus and the mechanism by which the nucleus 
propagates. 

According to Cohen, Machlin, and Paranjpe, the 
nucleus is a strain center with sufficient elastic 
energy to initiate a cooperative displacement among 
the atoms of the parent phase when a sufficiently 
low temperature is reached. This displacement prop- 
agates as a wave in shear-like fashion to transform 
the austenite into martensite without benefit of dif- 
fusion. On the other hand, Fisher, Hollomon, and 
Turnbull’ regard the nucleus as a solute-poor region 
(in the austenite) of a size which becomes super- 
critical relative to coherent growth into martensite 
when an appropriately low temperature is reached 
This growth process is taken to be an atom-by- 
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atom transfer from the receding austenite lattice to 
the advancing martensite lattice through the co- 
herent interface that exists between the two phases 

The present paper is not concerned with the di- 
vergent views as to the nature of the nucleus but 
describes some critical experiments which differ- 
entiate between the two proposed mechanisms of 
propagation. Fisher’ has summarized the latter issue 
in the following way: According to the cooperative 
displacement theory, the speed of formation of mar- 
tensite plates should not be decreased by lowering 
the temperature, and inartensite should form with 
extreme rapidity at very low temperatures; whereas 
with the alternate growth process, the speed of the 
martensite transformation should be retarded at 
very low temperatures, decreasing to zero at the 
absolute zero. The atom-by-atom growth mechanism 
predicts a marked slowing down of the reaction rate 
with decreasing temperature because the rate of 
self-diffusion in the austenite is involved in this 
picture. For example, Fisher, Hollomon and Turn- 
bull’ estimate that the activation energy for this 
growth process in steel is (0.34)°(0.36)* times the 
activation energy for self-diffusion in y-iron. The 
two most recent determinations of the latter quantity 
are 67,900" and 74,200 cal/mol, which may be aver- 
aged as 71,000 cal/mol. This, in turn, gives a value 


* 0.36 ts the fraction of the ct tion energy required to move 
‘ one fu lattice spacing, and 0.34 is the fraction of a lattice 
pacing that an ator s assumed te the growth of marter 
f istenit 


of 3000 cal/mol for the activation energy of the 
atom-by-atom process, and hence the rate of growth 


. where R is the gas constant 


should vary as e 
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Fig. 1—Transformation in commercial 18-8 steel 
produced by compressive impact of 11 pet strain 
at various temperatures. 

Relative extent of transformation is shown in terms of ’ 
magnetic intensity measurements and (b) ratio of N-ray 


diffraction intensities, using the (110) line of the martensite 
(ferrite) and the (itl) line of the austenite 


(1.99 cal/mol/ K) and T the absolute temperature 

Forster and Scheil’ report the time of formation 
of a martensite plate as about 70 microsec in a 29 pet 
Ni-71 pet Fe alloy which has an M, temperature at 


ipproximately 223°K { 0 C). Let us assume that 
these observations would apply at a temperature a 
low as 196 K (—77 C) the drv ice and acetone 


temperature. Then at 77 K (—196 C) the liquid 
nitrogen temperature, the time of formation would 


be 70 10 10 sec, which is long 


t 
enough to permit suppression by fast cooling. Cor- 
respondingly, the time of formation at 4 K ( 269 C) 
the liquid helium temperature, would be 70 


ies. In other words, the atom-by-atom mechanism 
equires that the propagation of martensitic plate 
igh extremely rapid at ordinary temperature 


must stop at temperature approaching absolute 
ero. Thi a necessary consequence, even if the 
activation energy were an order of magnitude less 
than 3000 cal/mol, say, 300 cal/mol. With the latte 
value a 70 microsec proce at 196 K ( 77 C) 
would take 250 centuric at 4K 269 C) 

On the other hand, the propagation of a shear- 
like displacement of aton In a cooperative move- 
ment would not be ibject to such retardation at 
very low temperatures because the elastic constant 
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Table L. Analysis 
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of a lattice are relatively insensitive to temperature 
variations compared to the effect on atom-by-atom 
diffusion rates. Accordingly, it becomes possible to 
distinguish between the two theories by ascertaining 
whether the martensitic transformation proceeds in 
a characteristically rapid fashion at temperatures 
approaching absolute zero or whether it becomes 
prohibitively slow. Of course, in designing such a 
critical experiment, one must choose alloys which 
have sufficiently low M, temperatures so that rea- 
sonable quantities of austenite are available for the 
transformation near absolute zero. Furthermore, the 
conditions of the experiments must be selected to 
avoid stabilizing effects’ which might stop or inhibit 
the transformation even at moderately high tem- 
peratures 


The Approach 


There are two general ways of conducting these 
experiments. First, an alloy might be selected which 
has such a low M, temperature that the martensitic 
transformation curve (percent martensite vs. tem- 
perature) shows the normal increase with decreas- 
ing temperature below about 100° °K (—173°C) 
Then the question would be “does the transforma- 
tion continue in the usual manner if the cooling is 
extended to 4°K or does it stop below a certain 
temperature because of time limitations?” Secondly, 
one might select an alloy which remains austenitic 
even down to 4K and then apply plastic deforma- 
tion to see if any appreciable amount of martensite 
results. This should be quite possible according to 
the shear mechanism, but not according to the atom- 
by-atom process. In the latter instance, nuclei might 
be generated by the deformation, but no substantial 
growth to form martensitic plates could occur when 
the diffusion rate is virtually nil. Both types of 
experiments were performed in this work, using 
8-8 stainless steel for the plastic deformation tests, 
and 20 pet nickel steels for the straight cooling tests 
In both cases, the results clearly demonstrated that 
the atom-by-atom growth theory is invalid, at least 
for these materials 

In addition, attempts were made to detect some 
evidence that the martensitic transformation could 
be inhibited by rapid cooling at low temperatures 
<urdjumov and Maksimova”™ have reported that the 
reaction can be suppressed at temperatures in the 
range of 208° to 77 K (—65° to 196 C) in a 0.6 
pet carbon, 6 pct manganese steel, and this has been 
cited as support for the nucleation and atom-by- 
atom growth theory. In the present experiments, no 
uppression was observed even down to 4°K 


Plastic Deformation Experiments 


Commercial 18-8 steel of the composition given in 
table I was found to undergo no martensitic trans- 
formation on cooling to 1K (—2 C). However, 
it is known that the transformation can be induced 
by plastic deformation” at temperature below 
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left) before and (b, right) after 11 pet compressive deformation at 77°K (—1!96°C) 
Etched with HC! and HNO,» in methyl aleohol. (a) and (>) 


water quenched to reom temperature 


373° K (100°C), and hence 18-8 stainless is an ap- 
propriate material for this type of experiment 
Specimens 0.500 in. long x 0.250 in diam were 
austenitized for 30 min at 1150°C (2100°F) in pre- 
purified nitrogen and were water quenched to room 
temperature. Each specimen was then placed in a 
fixture, cooled to a predetermined temperature, and 
deformed by compressive impact to a strain of ap- 
proximately 11 pet. The temperatures used were 
293°K (20°C), 196°K (—77°C), 77°K ( 196 C) 
and 4°K (—269°C), the latter three temperatures 
being attained by immersion in dry ice -- acetone, 
liquid nitrogen and liquid helium respectively 

The magnetic and X-ray measurements plotted 
in fig. 1 show that the amount of transformation 
resulting from the deformation increases progres- 
sively with decreasing temperature. Typical micro- 
structures are shown in fig. 2. There is no question 
but that the reaction responded promptly to the de- 
formation, even at 4°K, during the split-second 
taken by the straining operation. Some magnetic 
determinations were made at the low temperatures 
immediately after the deformation, and it was as- 
sured that the transformation occurred during the 
straining, and not on warming back to room tem- 
perature. 

In order to demonstrate that these phenomena 
were not a peculiarity of impact deformation, a 
comparatively slow compression was carried out at 
77°K (—196°C), with the 11 pct strain being accom- 
plished in 2 to 3 min. As indicated in fig. 1, the ex- 
tent of transformation was virtually identical with 
that produced by the impact 

It was also suggested** that the heat generated 

** Private communication, J. H. Hollomon 


during the deformation might raise the specimen 
temperature enough to provide much higher diffu- 
sion rates than would be expected at the nominal 
temperatures of the liquid baths. This possibility 
was eliminated by .neans of a special device which 
permitted very slow straining in tension of 0.125-in. 
diam specimens while completely immersed in liquid 
helium. Specimens were pulled slowly in this way 


Fig. 2—Microstructure of 18-8 austenitic steel. 
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Originally austenitized at [150°C (2100°R) and 


over a period of 90 min at 4°K, without any bubble 
evolution in the liquid helium, thus insuring no de- 
tectable rise in temperature. Magnetic tests on the 
strained specimens while still in the liquid helium 
showed that the transformation had taken place. 


Straight Cooling Experiments 


High-carbon, high-nickel steels have a suitable 
martensitic temperature range for critical trans- 
formation studies on straight cooling. The three 
nickel steelst listed in table I were available for this 
work, but only the 1 pet C, 20 pet Ni steel had a 
sufficiently low M, temperature to throw any light 
on the issue at hand. However, the results on the 
three steels are included here for comparison. 

Samples ‘2 in. long x 4 in. diam were austenitized 
at 1095 °C (2000°F) for 30 min in prepurified nitro- 
gen, and were oil quenched to room temperature, 

Furnished by 8S. G. Fletcher, of the Latrobe Electric Steel Co., 
Latrobe, Pa 
They were then cooled to various subzero tempera- 
tures for 3 min and returned to room temperature. 
The extent of transformation was determined in 
two ways, (1) magnetically without further treat- 
ment, and (2) by lineal analysis” after “darkening” 
the martensite at 315°C (600°F) for 10 sec. Both 
types of measurements clearly revealed the course 
of the martensitic reaction, but only the lineal- 
analysis results are reported here because they pro- 
vide absolute values without requiring any calibra- 
tion. 

The martensite transformation characteristics for 
the three steels, as shown in fig. 3, are quite typical 
The 1 pet C, 12 pet Ni and 0.5 pet C, 20 pet Ni curves 
flatten out at about 80 pct martensite below 77°K 
(—196°C), but this is not due to lack of diffusion 
Self-stopping of the martensitic reaction on cooling, 
even at much higher temperatures, is well known 
In the later stages of the transformation, stabiliza- 
tion effects and obstruction by the existing mar- 
tensite’ inhibit the reaction. For example, the cool- 
ing transformation stops at 173°K (—100°C) in both 
high-speed steel” and high-carbon, high-chromium 
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Specimens were then cooled to the indicated temperatures for 

ta returned to room temperature, and te ered at t15°¢ 

net for 1 see te darken the martensite for lineal 
analysis 


teel, and at 113 K ( 160 C) in plain carbon tool 
teel 

The curve for the 1 pet C, 20 pet Ni steel in fig. 3 
is displaced to lower temperatures relative to the 
other two curve and so the transformation is well 
inderway as 77 K (—196°C) is approached. It is 
evident that the transformation does not stop on 
cooling below this temperature; the amount of mar- 
tensite increases from 27 pet at 77°K ( 196 C) to 
$2 pet at 4°K (-—269°C). Despite the low tempera- 
ires involved, there is no indication that the trans- 
formation is being retarded. In fact, the 1 pet C, 20 
pet Ni curve has the same general shape as the 


ther two curves in the family and the pattern is 
juite similar to that observed for plain carbon” and 
Vv alloy teels at higher temperatures 
Micrographs of the low-temperature martensite 
ire presented in fig. 4. Many of the plates are ex- 
emelv thin. compared to those formed at higher 
temperature presumably due to the prevailing 
onstraint Fi 4c illustrates a new phenomena 
me of the intersecting plates pass right through 
each other. Apparently, at these low temperatures 
in advanci plate is not necessarily stopped by a 
late lyir n its path, but may propagate through 
to the othe ide. Thi iggests that the advancing 
plate strikes the first one with considerable mo- 
mentum and the impulse may nucleate the proce 
on the opposite side of the obstruction. Such a phe- 
nomenon entirely consistent with a cooperative 


hear displacement but would be most unlikely on 
wth mechanism 
rhe formation of martensite in the 1 pet C, 20 pet 


Ni steel was observed “in action” by cooling polished 
pecimen inder a mi cope. Surface upheavals 
jue to the marter th lisplacement were clearly 
ible. In all case each plate popped into view 
with such rapidity that the time of formation could 
only be estimated as a small f a second 
Moreove there was no noticeable retardation in 
the propagation rate as the temperature dropped 
In all these experiment no evidence ot ippress- 
ibility of the martensitK ‘ tion was detected 
Small specimens of the 1 pct C, 20 pet Ni steel under- 
went the expected amount f transformation when 
the cooling time fron oom temperature to 4°K 


(—269°C) was reduced to 5 sec. Admittedly, this ts 
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not an extremely fast quench, but it adequately 
demonstrates that the suppression predicted by the 
atom-by-atom theory does not occur. An attempt 
was also made to find suppression in manganese 
steels, as reported by Kurdjumov and Maksimova 
for a 0.6 pet C, 6 pet Mn alloy having an M, at 
65 C. The composition available* for this test (see 


Furnished by Howard Avery, of the American Brake Shoe and 
ce Mahwah, N. J 


table 1) had a slightly higher manganese content, 
and therefore should have a somewhat lower M, 
temperature, than that of the 0.6 pet C, 6 pet Mn 
alloy. Instead the M, temperature, after austenitiz- 
ing at 980°C (1800°F) to dissolve all the carbide 
was found to lie slightly above room temperature, 
and no suppression was observed despite drastic 
quenching 

One final experiment was tried with the 1 pct C, 
20 pet Ni steel. An austenitized specimen was cooled 
to 4°K in the tensile device previously mentioned, 
and pulled slowly (to avoid possible temperature 
rise) to fracture in liquid helium. The amount of 
martensite increased from the 42 pct produced by 
straight cooling to 84 pct as a result of the plastic 
deformation. The latter structure is shown in fig. 4d 


Conclusions 


1. The martensitic transformation has been 
studied at temperatures approaching absolute zero 
in plastic deformation and straight cooling experi- 
ments, using commercial 18-8 and 1 pct C, 20 pct 
Ni steels. In both cases, the transformation pro- 
ceeds with characteristic rapidity, even at 4°K 
(—269 C) 

2. The extent of’ the transformation produced 
by a given amount of deformation increases with 
decreasing temperature of deformation, and is in- 
sensitive to the rate of straining within the limits 
investigated 

3. The straight cooling transformation in the 1 
pet C, 20 pet Ni steel continues in typical fashion 
down to 4°K (—-269°C), the lowest temperature 
employed. The martensitic plates propagate with 
great speed, even at low temperatures. No suppres- 
sion of the reaction due to fast cooling was de- 
tected 

4. These findings invalidate the atom-by-atom 
growth mechanism of martensite formation, at least 
in the alloys studied, because such a process would 
become infinitesimally slow at temperatures ap- 
proaching absolute zero 

». On the other hand, a mechanism of martensite 
formation involving a shear-like displacement of 
atoms in a cooperative movement is strongly sup- 
ported by these findings 
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The Supercooling of Aggregates 
of Small Metal Particles 


Aggregates of small metal droplets of mercury, bismuth, gallium, 
and lead have been supercooled to a much greater extent than 
have large continuous liquid masses of the same metals. These 
results are interpreted on the basis that breaking a large liquid 
mass into small droplets isolates inclusions that usually catalyze 
nucleation in a small fraction of the droplets so that most must 

nucleate homogeneously. 


ECENTLY it has been shown that aggregates of 

small liquid droplets of tin,’ mercury’ or gal- 

lium’ kept from intercommunicating by suitable 


films do not solidify at an appreciable rate unless 
ithe supercooling is very than that 
usually necessary to cause a large continuous mass 
of the metal to solidify. For example oxide-coated 
tin droplets’ (1 to 10 micron diam) must be super- 
cooled 100° to 110°C before their rate of solidifica- 
apid, although large continuous masses 


much greater 


tion becomes 
of liquid tin usually begin to solidify when super- 
cooled 30° or les 
These experiments have been interpreted’ on the 
that nucleation of crystals in large con- 
almost always catalyzed 
by accidental inclusions. Therefore, if the metal is 
dispersed into a number of isolated droplets large 
in comparison with the number of inclusions, most 
of the droplet hould not crystallize until a tem- 
ufficiently below the thermodynamic melt- 


hypothesi 


tinuous metal samples is 


perature 


(b 


Fig. 1—Low (a) and high (b) temperature 
dilatometers. 


ing point, T,, has been reached to permit an ap- 
preciable rate of homogeneous (noncatalyzed) nu- 
cleation. In general this temperature is very much 
less than the temperature at which the rate of 
heterogeneous (catalyzed) nucleation is appreciable 
If this interpretation is correct then investigation 
of the kinetics of crystallization of small droplet 
aggregates should be one of the most fruitful methods 
of obtaining information about the homogeneous 
formation of crystal nuclei in liquids 

In this paper the results obtained on gallium and 
mercury are reported more fully. In addition, re- 
sults on the supercooling of aggregates of liquid 
bismuth and lead droplets are included. 


Experimental Procedure 


Some care must be exercised in the choice of a 
barrier to prevent the liquid droplets from coalescing 
lest the barrier itself catalyze the formation of crystal 
nuclei. From this standpoint, the most desirable 
barrier is vacuum or inert gas, but, because of the 
difficulty of experimental arrangement, solid com- 
pounds and adsorbed films have been selected. There 
are two guiding principles in the selection of com- 
pounds as barriers in addition to the requirement 
that they prevent coalescence of liquid droplets. 
First, the compound should be almost insoluble in 
the liquid metal and second, its lattice structure 
should be quite unlike that of the forming metal 
crystal. Even so, there is no a priori assurance that 
the solid compound film will not catalyze to some 
extent the formation of metal crystal nuclei. An 
adsorbed protective monolayer is less likely to be 
catalytic than a crystal compound film, but it is not 
often possible to find a monolayer that is stable 
under the experimental conditions. Also, it is de- 
irable, though not generally essential, that the ag- 
gregate of droplets be prepared by breaking up the 
massive metal rather than from a powdered com- 
pound of the metal 
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The sources and purity of the metals used in this 
investigation are given in table I. Aggregates of 
gallium or mercury droplets were prepared by 
manually shaking the molten metal in the appro- 
priate solution. To form the droplet aggregates 
coated with sodium oleate, the solution used was 95 
pet ethyl alcohol saturated with sodium oleate. A 
solution of '2 g of iodine per 100 cc of 95 pct ethy! 
alcohol served to disperse mercury droplets and 
coat them with an iodide film. The resulting drop- 
let sizes are given in table I. 

A film of bismuth oxide was formed on bismuth 
particles by heating the powder in air for 1 hr at 
128°C. 

Lead “chloride” or “sulphate” coatings were 
formed by treating the powder with one half normal 
solutions of the corresponding acids. The particles 
were then filtered, washed with alcohol, and heated 
in an oven at 125°C to drive off moisture. Lead 
iodide coatings were formed similarly excepting 
that an alcoholic solution of iodine and acetic acid 
was used instead of the aqueous acid solution. It 
seems likely that the lead surface coatings were 
basic salts rather than the normal salts 


Dilatometry, Low Temperature 


A typical dilatometer employed in the low- 
temperature work on gallium and mercury is shown 
in fig. la. The dilatometer fluid used was 95 pct 
ethyl alcohol. The liquid level in the capillary was 
read to +0.02 cm by means of a cathetometer. The 
dimensions of the dilatometer and size of the sam- 
ples were chosen so that the liquid level changed 
3 to 6 cm upon solidification and so that readings 
could be taken from temperatures well above the 
melting point to well below the solidification tem- 
perature 

Temperatures were determined from measure- 
ments with a G.E. thermocouple potentiometer of 
the potentials developed by a copper-constantan 
thermocouple. Above dry-ice temperature, a con- 
stant temperature bath containing trichlorethylene 
and controlled by a bimetallic thermoregulator was 
used. The coolant, acetone at dry-ice temperature 
was pumped through a copper coil immersed in the 
bath. For below dry-ice temperature, the bath 
arrangement that proved most satisfactory consisted 


Purity Initial 
Metal source Wt Pet form 


99 9999 


99 999 


Lead F er & 


Amend 99.95 Powder Lead chi 


Table L. Source, Purity, and Droplet Size of Metals Investigated 
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Fig. 2--Bath used in low temperature experiments. 


of a well insulated can containing freon 11 entirely 
surrounded (except for outlets) by a controlled 
bath of the same fluid, as shown in fig. 2. The ex- 
ternal bath was cooled by liquid nitrogen circulated 
in copper coils 

Dilatometer readings were taken as a function of 
temperature through a cooling-heating cycle that 
began and terminated above the thermodynamic 
melting point and that extended to the tempera- 
tures of complete solidification. In cooling, the bath 
was held at a given temperature until the dilato- 
meter reading remained constant for an appreciable 
period before the temperature was again lowered. 
After solidification, the sample was warmed at a 
constant rate of approximately 1°C per min. With 
this heating rate the temperature of the sample dif- 
fered from that of the bath by only a fraction of a 
degree excepting while melting took place 


High Temperature 


Fig. 1b is a sketch of the high-temperature dilato- 
meter. Para (mp 212 C, bp 376 C) or meta (mp 
86°C, bp 363°C) diphenyl-benzene proved satisfac- 
tory as dilatometer fluids for the lead and bismuth 


Diam of 
Particle 

Particle Having 

Pro Size Mean 
tective Range Volume, 
Film (Micron (Micron) 


f iodide 
ride 


sulphate 


1950, JOURNAL OF METALS—1145 


5 
} 
} 
: 
| 
| 
<3 
sts 
4 
‘ 
Mercurs Triple Adsorbed 
distillec Liquid odiur 90-500 200 
oleate 
fs Mercuri 
iodide 2-100 50 
Galliur Fagle 
. Piche 99 94 As cast Sodium 
oleate 
idsorbed 10-300 200 
on gallium 
oxide 
Bismuth Fimer & Bismuth 
Amend Powder oxide 4-12 10 
: 2-20 17 


TRANSFORMED 
& 


40} 
« 
/ 
30 40 x 
at 


Fig. 3—Fraction of iodide-coated mercury particles 
solidified as a function of amount of supercooling 
(AT.). 


respectively. During the measurements, l‘2 atm 
pressure of nitrogen or helium was maintained in 
the dilatometer in order to prevent cavitation. An 
electrically heated, 32 mil nichrome wire wound 
around the fluid reservoir and capillary caused the 
diphenyl-benzene to remain liquid. 

Temperatures were obtained by a Woods metal 
bath heated in a vertical nichrome wound furnace, 
and a chromel-alumel couple was used in tempera- 
ture measurement. Dilatometer readings were taken 
as a function of temperature in a cooling-heating 
cycle during which the temperature was changed 
continuously (1° to 42 C per min) both in cooling 
and heating. Close agreement between bath and 
sample temperatures, excepting during melting and 
rapid solidification, was confirmed by the fact that 
cooling and heating curves coincided within the 
experimental error when the metal was completely 
melted or solid 


Thermal Method 


For measuring the temperature at which the 
major part of the transformation took place, the 
thermal method proved more convenient, though as 
applied, less accurate than the dilatometric method 
One junction of a copper-constantan thermocouple 
was placed in a thermocouple well embedded in the 
sample that was contained in an evacuated pyrex 
tube, and the other was placed in a well in the 
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Fig. 4—Dilatometer readings vs. temperature on 
aggregate of mercury particles coated with sodium 
oleate. 


\ 


Woods metal bath. The ends of the copper wires 
were connected to a G.E. portable high sensitivity 
(10° amp/mm) galvanometer that thus registered 
deflections proportional to the temperature differ- 
ence between the sample and the bath. 

Galvanometer readings were taken as a function 
of temperature during a heating-cooling cycle that 
was scheduled in the same way as in the dilato- 
metric experiments. 

Results, Mercury 

Fig. 3 shows the percent of iodide-coated mercury 
particles transformed, calculated from dilatometric 
data, as a function of the supercooling, sT.. Appre- 
ciable solidification begins at AT 43 but most 
takes place at AT 46 (—85 C). These results 
were reproducible for a given sample and for others 
prepared in the same way. 

Quantitative measurements of the isothermal rate 
of solidification are being made now. However 
qualitative experiments have indicated that the fre- 


FRACTION TRANSFORMED 


° 
8 


Fig. 5—Fraction of small gallium particles solid- 
ified as function of supercooling (\T.) and 
supercooling of 1-g continuous samples. 


quency of solidification of iodide-coated droplets 
changes by a factor of at least 10 per 1°C in the 
range —82° to —85 C. For example, in one experi- 
ment no transformation was perceptible in a sample 
for a period of 1 hr at —82°, but it solidified com- 
pletely within 1 min at —85 
Fig. 4 shows dilatometer reading as a function of 
temperature during a cooling-heating cycle for an 
aggregate of droplets dispersed in alcoholic sodium 
oleate. Most of the transformation takes place at 
AT 39, but it is interesting that the rate at sT 
33 is much more rapid upon quenching from AT 
39 than upon cooling from the melting tempera- 
ture. In view of the results with iodide-coated par- 
ticles, these phenomena cannot be accounted for in 
terms of slow growth of mercury crystals at AT 
39. Rather, since the droplets often agglomerated 
upon melting, a reaction in which the film becomes 
no longer protective (possibly due to precipitation 
or discharge of adsorbed ions) is indicated. If the 
film no longer prevents welding at AT 39, the 
sample could be completely solidified by nuclei 
formed heterogeneously 


Gallium 


Fig. 5 shows the fraction of an aggregate of gal- 
lium droplets solidified as a function of AT.. Trans- 
formation begins at AT 70 (—40 C) and is com- 


pleted at AT 2° (—52°) 


1146—JOURNAL OF METALS, SEPTEMBER 1950, TRANSACTIONS AIME, VOL. 188 


‘. 
z 
4 

& 

A 

4; 
‘ 
° 20 40 60 80 100 i 
| | 
7 
3% 

| 

ap 

iy 

ie 


fo 

230+ 100, 

3 | 

fs} 

Fes 

a | 

: : | 
| = 060) 

3 » | I 
20) 


= 


200 
TEMPERATURE *C 


Fig. 6—(a) Dilatometer reading vs. temperature 

in cooling heating cycle of oxide-coated bismuth 

powder (b) fraction of bismuth solidified as a 
function of supercooling (\T ). 


Solidification of some continuous 1-g samples of 
gallium sealed in evacuated quartz tubes was fol- 
lowed by the thermal method. When the maximum 
temperature, T,,, attained in the liquid state after 
melting was only a few degrees above the melting 
point, T,, AT. was a function of thermal history 
(i.e., AT_ proportional to T,, — T AT.). How- 
ever, AT. was independent of AT. for values of the 
latter ranging between 50° and 1000°C. Values of 
AT_ corresponding to solidification of various l-g 
samples for which AT 50 are indicated in fig. 5 
by asterisks. The values were characteristic of each 
sample and ranged between 30° and 56°. The super- 
cooling of these specimens was very sensitive to 
mechanical vibrations. Vigorous manual shaking 
sometimes decreased the characteristic AT by 
about 15°. 

Bismuth 

Dilatometer readings obtained in an experiment 
on the solidification of bismuth powder are plotted 
against temperature in fig. 6a. The fraction of the 
sample solidified, calculated from these data, is 
shown as a function of the supercooling in fig. 6b 
Although there is perceptible solidification at AT 
as small as 65°, the major part of the sample (more 
than 70 pet) transforms at AT 90. 

For the experiment just described AT 9 In 
a second experiment for which AT 2.5 the major 
part of the sample again solidified at sT 90° and 
observations’ confirmed this for values of AT. as 
large as 100°. 
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Fig. 7—Fraction of “iodide” coated lead particles 
solidified as function of supercooling. 


These experiments show that the marked thermal 
history dependence of solidification temperature ob- 
served by Webster’ on large continuous bismuth 
samples is entirely absent in small particles that 
solidify at the maximum supercooling. From this 
result it may be concluded that the thermal history 
phenomenon in solidification generally is not in- 
herent in the properties of the substance itself but 
is connected with extraneous influences 

It was established that the temperature coefficient 
of the solidification frequency of bismuth droplets 
is also very large. For example one sample of bis- 
muth droplets was cooled slowly to AT 86° then 
heated slowly to AT 46° and held there for 12 
hr. Upon subsequent slow cooling no perceptible 
solidification took place until AT 90°. 

Lead 

Fig. 7 shows the fraction of “iodide” coated lead 
particles solidified as a function of ST. as calculated 
from dilatometric data. Essentially the same curve 
was obtained from two experiments. The major part 


of the sample crystallized in the range AT 55 
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Fig. 8—Supercooling (\T ) of lead particles with 
different surface coatings. 


to 65° but a small significant fraction does not 
crystallize until the sample is quenched to AT 
80°. 

The course of solidification of chloride-coated 
lead powder was followed by the thermal method 
In fig. 8 the galvanometer deflection (proportional 
to amount of solidification) is plotted against AT_. 
The major fraction of the sample solidified in the 
same range as the iodide-coated powder in the 
dilatometric experiments (i.e. ST 55° to 65°C). 
A small fraction appears to sclidify in the range 
aT 80° to 90°C although the evidence is less 
definite than in the dilatometric experiments. This 
curve was very reproducible and independent of 
AT. values ranging from 15° to 55 

Although most of the particles crystallized around 
AT 60 in the two sets of experiments, the tem- 
perature of appreciable homogeneous nucleation is 
believed to be in excess of 80° supercooling because 
of the dilatometric evidence. If this be so, then the 
crystallization that took place at sT 60° must 
have been catalyzed either by some heterogeneities 
within the particle or by surface films. In order to 
impart the property to the films of preventing the 
particles from coalescing when liquid, it was neces- 
sary to heat the aggregates at 100°C in air before 
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the experiments. Therefore it seems reasonable to 
suppose that the films consisted of basic lead halide 

Definite evidence of nucleation catalysis by sur- 
face films was found in the thermal experiments 
on “sulphate’-coated lead powder. Fig. 8 shows 
galvanometer deflections as a function of super- 
cooling in one of these experiments. Two definite 
peaks were observed and their presence and loca- 
tion checked in several experiments. One of them 
centers at AT 20° and the other at AT 47 
and both are well above the temperature range at 
which the major part of the “chloride” and “iodide” 
coated samples crystallized. Essentially the same 
results were obtained for AT 15° or 55 

Since the particle size distribution was identical 
in the several sets of experiments, the most reason- 
able interpretation of the results seems to be that 
the products of a reaction between lead and the 
sulphate coating (possibly PbO or Pb.O and PbS) 
catalyze the formation of lead crystals. Apparently 
nucleation was catalyzed by two major substances 
in the film. The most effective of these could have 
been in contact with the metal in only a fraction 
of the particles else the entire sample would have 
crystallized around AT 20 

These results are reminiscent of those obtained 
by Wang and Smith’ on the solidification of tin par- 
ticles in an aluminum matrix and suggest that the 
olidification behavior of an aggregate of droplets 
may be described conveniently in terms of a num- 
ber distribution curve with respect to solidification 
It is evident that the particles do not 
distribute themselves uniformly with respect to 
olidification temperature but tend to fall within 
narrow bands of temperature each 
associated with the catalytic 


temperature 


certain discrete 
of which is perhaps 
action of a particular impurity 


Discussion of Results 


Table IL summarizes the data on supercooling 
that were obtained in this investigation. In this 
table, the maximum supercooling observed on small 
compared with the maximum reported 
samples by investi- 
f supercooling of 


particle 


on large continuous various 
Generally, the amount ¢ 
s very much greater than that of the 
However, it is an im- 


most 


gators 
mall particl 
large continuou ample 
portant fact that in gallium, which has the 
complex crystal structure of the metals studied, the 
isparity is not so great (76 to 55 ) 


Table Il. Summary of Supercooling Data 


Maximum 


Diam of 
Particles 


Protective Having large 
Film on Mean Small Cen 
Small Volume Par tinueus 
Metal Particles Micron) ticles Samples r./7 
Sodiu oleate 
Mercur 0.20 
Mercuri licle 0 + 
Galliur Sodiu oleate 
xid 2K 2 
Bi th B aul xide 
ead Lead todide 
Lead oxide 12 0 ° 0.13 


reference 


* Data fror 
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There is good evidence that the rate determining 
step in the solidification of small particles is not 
the growth but the nucleation of crystals. For exam- 
ple, in continuous 1-g samples of gallium supercooled 


to aT 35° to 55°, the crystal growth rate after 
the nucleation period was too rapid to measure and 
was certainly greater than | cm per sec. It might be 
expected that metal crystals having more simple 
structures than gallium would grow into their melts 
with even greater rapidity at comparable super- 
cooling 

Also, it is an important fact that mild mechanical 
vibrations that have such a marked effect in pro- 
moting the crystallization of the larger continuous 
gallium samples have no observable effect upon the 
course of small particle solidification 


Summary 


Aggregates of small particles of liquid mercury, 
gallium, bismuth, and lead were supercooled to 
temperatures that are respectively 0.80, 0.75, 0.84, 
and 0.87 of the absolute melting temperature before 
the rate of crystal nucleation became appreciable 
This amount of supercooling is much greater than 
usually observed on large continuous samples. 

The rate determining step in the solidification of 
small particle aggregates is not the rate of crystal 
growth but the rate of crystal nucleation 

These results can be interpreted satisfactorily if 
it is supposed that the effective crystal nucleation 
catalysts usually present in large continuous speci- 
mens are isolated on a small fraction of the result- 
ing particles when the specimen is broken up 

There is no thermal history effect upon the solid- 
ification behavior of the major fraction of liquid 
bismuth small particle aggregates 

It has been demonstrated that lead sulphate films 
are more effective in catalyzing the formation of lead 
crystals than are the lead halide films. Two well- 
defined temperature ranges of solidification were 
found in the sulphate-coated lead powder. It is be- 
lieved that each of these ranges is associated with 
the catalytic action of a specific product of the re- 
action between liquid lead and lead sulphate 

Although the solidification of large continuous 
gallium samples is promoted by mild mechanical 
vibrations, these have no observed effect upon the 
solidification behavior of small particle aggregates 
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The Ductility of Cast Molybdenum 


The ductility of a cast ingot of carbon-deoxidized molybdenum was 
studied by means of a series of bend tests. The ductility of the cast mo- 
lybdenum was shown to be a highly directional property. Heat treatment 
at 2100°F improved the ductility. The cast texture, cleavage planes, and 

microstructure of cast molybdenum are discussed. 


ERY little is known about the properties of rela- 
tively pure refractory metals in the cast state 
since these metals are customarily maae by powder- 
metallurgy methods. Recently, the development of 
the vacuum are-melting furnace has made possible 
the study of large, sound ingots of cast molybdenum 
The ductility of molybdenum, at room tempera- 
ture, may vary considerably. Often the brittle state 
depreciates the utility of molybdenum, even for the 
material prepared by powder-metallurgy techniques 
At the outset of this program, it was felt that if the 
causes of brittleness were to be determined it might 
be possible to reduce the difficulties met in the work- 
ing of molybdenum. Also, the problem of producing 
strong, fusion weldments of molybdenum might be 
solved. 
The conditions required to produce ductile mo- 
lybdenum by the powder-metallurgy technique are 
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reasonably well known. A fibrous or elongated-grain 
structure has good ductility although this property 
is probably directional. The equiaxed structure ob- 
tained in fully recrystallized molybdenum has been 
considered to be brittle. The reasons for this be- 
havior of molybdenum have not been established. 

The preparation of cast molybdenum ingots by 
the vacuum-are method was described by Parke and 
Ham. By this method, ingots weighing up to 250 Ib 
were produced. Parke and Ham‘ found that mo- 
lybdenum ingots containing more than approxi- 
mately 0.0025 pet oxygen could not be hot forged. 
On the other hand, they found that fully deoxidized 
cast molybdenum, containing up to 0.06 pct carbon, 
could be hot forged. However, the as-cast ingots 
containing either carbon or oxygen were brittle at 
room temperature. Parke and Ham,’ Woodside,” and 
Zapffe. Landgraf, and Worden‘ noted the inter- 
granular precipitation of oxide or carbide in cast 
molybdenum 

This study—part of an extensive program on mo- 
lybdenum——had the following objectives: (1) To 


investigate the causes for the brittleness of cast 
molybdenum at room temperature, (2) to investi- 
gate the means for improving the ductility of cast 
molybdenum at room temperature, and (3) to add 
to the knowledge of cast molybdenum and of cast 
metals in general 
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Fig. 1—Grain patterns in transverse sections of 
cast molybdenum, ingot No. 447. 


Note are centers” and poresity rings Kiched by Coons’ 
method Al. Area reduced approximately one third in repre- 
duction 


The cast molybdenum ingot used in this research 
was made by the vacuum-arc melting process.* This 
ingot, No. 447, was about 4 in. in diam and 13 in 
in length. It weighed 56 Ib 


* The tw btained from the Climax Molybdenum Co 


The surface defects of the ingot had been removed 
by machining. The cutting tool had alternately 


Fig. 3—Fractured surfaces of specimens shown in 
fig. 2. 


NI Area reduced approximately ene filth in repreduction 


Fig. 2--Same specimens as shown in fig. 1 after 
fracture by impact blow. 


Note radial fracture. XI. Area reduced approximately one 
third in reproduction 


glazed and cut the stock at the ends of the ingot so 
that a rough macrostructure was revealed. This in- 
dicated the effect of grain orientation on machin- 
ability 

The ingot was reported by the supplier to contain 
0.034 pet carbon. A check analysis of 0.032 pct car- 
bon was obtained at Battelle. Qualitative estimations 
of impurities in the ingot were determined spectro- 
scopically. The analyses for Si, Fe, Mn, and Sn, were 
within the limits of 0.001 to 0.01 pct; less than 0.001 
pet of Cu, Ca, Cr, and Mg were detected 

The density of the 56-lb ingot was measured by 
the water displacement method and found to be 
10.14 g per cm’ at about 78°F. The density of 
molybdenum at room temperature is usually con- 
sidered to be 10.2 g per cm’. 


Type of Fracture 
The initial problem was to determine the type of 
fracture that occurred in the cast molybdenum 
ingot at room temperature. Parke and Ham’ inferred 
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that intercrystalline fractures occurred in cast mo- 
lybdenum. Zapffe, Landgraf, and Worden‘ reported 
that both intergranular and transgranular fractures 
occurred in cast molybdenum at room temperature. 

Two slabs, % in. in thickness, were sectioned from 
the top and bottom of the ingot. The faces of these 
slabs were electropolished and etched by Coons’ 
method’ to bring out the grain structure shown in 
fig. 1. The pattern of the grain indicated that the 
are had been off-center part of the time during the 
melting operation. A ring of small gas holes was 
concentric about the “arc center.” 

The section in fig. la was fractured by an impact 
blow on the edge of the polished face. The bottom 
section was fractured by a blow on the machined 
face. These fractures are shown in figs. 2 and 3. The 
respective photographs of fig. 2 and fig. 1 can be 
matched to show that the fractures were largely 
intercrystalline. The fractures converged on the “arc 
center” of the ingot sections. The observations indi- 
cated that the grain boundaries of the cast mo- 
lybdenum were considerably weaker than its cleav- 
age planes under impact loading. The porosity ring 
did not form a line of weakness in the top section 
of the ingot. 

The grain pattern of the ingot was such that small, 
narrow splinters of grains could be obtained from 
the fractured surfaces. It was possible to bend the 
very ends of the splinters to form minute hooks. 
This indicated that the individual grains were 
ductile. 

Grain and Crystal Orientation 


The grains of the ingot were found to be elongated 
with irregular, cross-sectional areas of less than 
about 's sq in. and up to about 2 in. in length. The 
longer grains were shaped like boomerangs. Typical 
grain patterns are sketched in fig. 4. Fig. 4a indicates 
that the isotherm pattern was somewhat regular 
during the solidification period. Fig. 4b shows a con- 
dition in the same ingot in which the isotherm pat- 
tern probably changed rapidly at some time during 
solidification. The result was that the longitudinal 
axes of some adjacent grains formed large angles 
with one another as shown in fig. 4b. Evidently wide 
ranges of grain patterns are possible in ingots pre- 
pared by the vacuum-arc process. 

The cleavage facets, where transgranular frac- 
tures had occurred, were examined by use of an 
X-ray spectrometer. These facets were found to be 
the cube faces or (100) planes of the crystals. 

The cleavage facets were oriented so that the 
major axis of the grains was approximately either 
perpendicular or parallel te the facets. This means 
that molybdenum, like other cubic metals (see ref- 
erence 6) has a casting texture in which the [100] 
direction is normal to the isotherms during solidi- 
fication. 

Tsien and Chow’ reported that slip occurs in mo- 
lvybdenum along the (112) planes at 20° and 300°C, 
and along the (100) planes at 1000°C. The slip 
direction was always [111] 


Microscopical Examination 


The microscopical examination of various speci- 
mens from ingot No. 447 revealed the presence of 
inclusions at the grain boundaries and also within 
the grains. These inclusions have been identified 
tentatively as a molybdenum carbide. Fig. 5 shows 
the inclusions and gas porosity within the grain 
Figs. 6 and 7 show the inclusions at the grain boun- 
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Table I. Bend Test Data for As-cast Molybdenum at 
Room Temperature. 
Specimens from Climax Ingot No. 447 


| Platen | Angle 
Speci- Orientation of | Speed, Breaking — of 
men Major Axes | In. per Lead,t | Bend, 
No. | of Grains | Min | Lb } Deg 
15° Transverse, vertical? | 94 0 
19 | Transverse, horizontal | 0.005 | 434 0 
20 | Transverse, horizontal | 0.005 449 | 0 
| | — | — 
Average | | 442 0 
41 Longitudinal | 0.0012 735 22.5 
43 Longitudinal 0.0014 | 898 42.0 
44 Longitudinal 0.0014 742 19.0 
Average | } 792 28.5 
16 Longitudinal |} 0005 | 964 36.5 
17 Longitudinal 0.005 | 921 27.5 
18 Longitudinal ' 0005 | 754 11.0 
56 Longitudinal | 0.005 | 858 21.5 
| 
Average | | 924 24.0 
45 | Longitudinal 0.02 | £30 11.4 
51 Longitudinal 6.02 | 890 13.5 
59 Longitudinal 0.02 } 1,124 29.0 
Average 948 18.0 


* Accidentally given an impact loading 

+ Terminology indicates major axes of grains were transverse to 
specimen axis and parallel to direction of applied load 

t Specimen size, 0.15 in. by 0.25 in. by approximately 1 in 


daries. The shapes of the inclusions in three dimen- 
sions are probably needle-like. The inclusions were 
surprisingly well distributed throughout the speci- 
mens. The width of the inclusions was about 0.0006 
in. maximum. The hardness of the inclusions ap- 
peared greater than that of the matrix because 
scratches in the matrix caused by polishing com- 
pounds were often interrupted by the inclusions 
which stood in relief. A Knoop hardness number of 
230 (100-g load) was obtained on one inclusion, 
although the indentation was not confined to the 
inclusion alone. The Knoop hardness number of the 
matrix was 170 (100-g load). 
Transverse Bend Tests 

The transverse bend test was selected as a means 
of evaluating the ductility of cast molybdenum be- 
cause: (1) The bend test is commonly used to evalu- 
ate the strength and ductility of brittle materials. 
(2) Small specimens of cast molybdenum could be 
tested. Thus, greater utility could be made of the 
available ingot. (3) Specimens could be selected to 
have a rather definite grain orientation. (4) Speci- 


Fig. 4—Typical grain patterns of longitudinal sec- 
tions of cast molybdenum ingots. 
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Fig. 5—Micrograph of carbide inclusions and gas 
porosity within a grain of cast Mo. (upper left). 
Ked rouge-chromic acid polish followed by electrolytic etch 
Xt}, Area reduced approximately one third in reproduction. 
Fig. 6—Micrograph of carbide inclusion at a grain 
boundary of cast Mo. (upper right). 
Ked rouge-chromic acid polish followed by electrolytic etch. 
Area reduced approximately one third in reproduction 
Fig. 7-—Micrograph of carbide inclusion at a grain 
| boundary in cast Mo. (lower left). 
be Etched by Coons’ method Xoo Area reduced approxi- 
; mately ene third in reproduction 
Ai mens could be machined easily in the form of rec- wheel. The grind marks ran longitudinally so that 
& tangular beams notch effects were minimized 
i It was determined that a satisfactory size for the The specimens were selected with the major grain 
pecimens was 0.15 in. depth by 0.25 in. width by axes either approximately parallel or approximately 
about 1.0 in. length. The specimens were machined ransverse to the longitudinal axis of the specimen 
es from slabs cut from the ingot. Some cracks were It was difficult to prepare the “transverse-grain” 
noted in these slabs. These cracks were along grain specimens because intergranular fractures occurred 
boundaries and were probably the result of shrink- frequently during the grinding process. The “longi- 
age of the ingot during cooling. The slabs were tudinal-grain” specimens were machined without 
etched to reveal their grain orientation, as show: difficulty and consisted of about 5 grains. These ob- 
4 in fig. 4. In thi ¥, specimens with definite grain servations showed that the grain boundaries were 
by orientation could be prepared. A quadrant systen particularly weak when exposed to tensile stresses 
was established so that the original position of eact normal to the boundaries 
specimen in the ingot could be identified. The speci- The specimens were loaded at the center by means 
mens were cut from the slabs and ground to the of a load applicator of 's-in. diam. The distance 
proper cross-section with a Norton 32A46K5VBE between supports of the specimen was °s in 
Table Hl. Bend Test Data for Heat-treated Cast Molybdenum at Room Temperature. 
* Specimens from Climax Ingot No. 447 
Orientation of Breaking Angle 
men Major Axes Load, of Bend, 
No Treatment of Grains Lb* Deg 
T 640 7.0 
T 4 1.5 
I I O16 7.0 
‘ 2 8 
4 T Hoe 
42 
I 922 29.0 
\ ‘ 
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The first series of tests was conducted at room 
temperature. The specimens were loaded at a uni- 
form speed until fracture occurred. The angle of 
bend for the specimens was measured to an accuracy 
of + 0.5°. The results are given in table I. 


Table II. Bend Test Data for Hot-rolled Cast 
Molybdenum at Room Temperature. 


Specimens from Climax Ingot No. 447 


Reduc- Break- Angle 
Speci- Direction tion Specimen ing of 
men of Hot of Area, Orienta- i Bend 
No. Rolling Pet tion Deg 
25A Parallel to longi- 50 Transverse 930 13 
25B tudinal axes of 50 to direction 1,040 2 
25C as-cast grains | 50 of rolling 1,136 33 


* Platen speed was 0.005 in. per min. Specimen size was 0.15 in. 
by 0.25 in. by approximately 1 in. 


No ductility was observed for the “transverse- 
grain” specimens. The “longitudinal-grain” speci- 
mens were ductile and bend angles for these speci- 
mens ranged from 11.0° to 42°. Although scatter of 
the data was too great to suggest a high level of 
significance, there appeared to be a trend for the 
average bend angle to decrease with increase in the 
rate of bending; 28° for a rate of 0.001, 24” for 0.005, 
and 18° for 0.02 in. per min. Specimen No. 15 was 
accidently given an impact loading and the break- 
ing load of this specimen was about one fifth that 
of the other “transverse-grain” specimens. 

The “transverse-grain” specimens fractured inter- 
granularly in contrast to the predominately trans- 
granular fractures of the “longitudinal-grain” speci- 
mens. 

Another series of bend tests was made on speci- 
mens machined from ingot No. 447. These specimens 
were heat treated to determine if the grain-boundary 
inclusions could be removed or altered in shape by 
heat treatment. The data are summarized in table II. 

Specimens Nos. 28, 29, 53, and 54 were heated in 
a vacuum for 2 hr at 2100°F. Specimens Nos. 28 and 
29, both “‘transverse-grain” specimens, were tested 
and the bend angles obtained were 7° and 1.5°, 
respectively. Bend angles of 0° were obtained for 
similar specimens in the as-cast conditions, as given 
in table I. Therefore, the ductility of the specimens 
was improved by heat treatment. No significant im- 
provement in ductility resulting from the heat treat- 
ment was noted for the “longitudinal-grain” speci- 
mens, Nos. 53 and 54. 

Similar results were obtained for specimens heat 
treated in purified hydrogen for 2 hr. A “transverse- 
grain” specimen, No. 48, had an angle of bend of 5 

Specimens Nos. 57 and 58, both “longitudinal- 
grain” type, were heated in purified nitrogen for 2 
hr at 2100°F. The treatment did not impair their 
ductility and Specimen No. 58 had a bend angle of 

Examinations of the heat-treated molybdenum 
specimens under the microscope did not reveal why 
the “transverse-grain” specimens were more ductile 
than when in the as-cast condition. The fractures 
and microstructures of the specimens heat treated 
at 2100°F were not distinguishable from those of the 
as-cast material 

Additional information was obtained from bend 
test specimens prepared from hot-rolled sections of 
ingot No. 447. Four sections of the ingot were heated 


to 2300°F and hot-rolled in one direction. The ma- 
terial was reheated to 2300°F after each pass. At- 
tempts to roll cross-grain were not successful. The 
disastrous effect of tensile stresses normal to the 
grain boundaries was evident at high temperature. 
However, it was found possible to roll in a direction 
parallel to the long axes of the grains. From one of 
the rolled sections, three bend test specimens were 
obtained. 

The bend test data for these specimens are given 
in table III. It seems significant that these hot-rolled 
specimens, when tested in what was the cross- 
grained direction of the original structure of the 
ingot, showed substantial ductilities with bend angles 
up to 33° and an average for the tests, about 23 
This is in quite marked contrast with about zero 
bends for the original material 


Summary of Results 


The present study was confined to one cast mo- 
lybdenum ingot which had been deoxidized by addi- 
tion of carbon. The following tentative conclusions 
have been made: (1) During solidification, the grains 
of the molybdenum ingot apparently grew with a 
major crystallographic axis parallel te the long axis 
of the grain and normal to the critical isotherm. (2) 
The grain boundaries of the ingot were particularly 
weak when subjected to tensile stress normal to the 
boundaries. (3) The ductility of the cast molybdenum 
ingot was highly directional as shown by bend tests 
on small polycrystalline specimens. (4) Individual 
grains appeared ductile. (5) Heat treatment of the 
cast molybdenum at 2100 F in vacuum, or in puri- 
fied hydrogen, improved the ductility. (6) Heat 
treatment of the cast molybdenum at 2100°F did 
not result in detectable changes in the microstruc- 
ture. (7) Hot working of the cast molybdenum at 
2300°F materially improved the ductility in what 
had been the cross-grain direction in the original 
ingot. (8) The cleavage plane of the cast molybdenum 
was the cube face. 
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Pole figures showing both cold-rolled and annealed (sub-trans- 
formation temperature) textures of high-purity titanium are pre- 


sented. These textures are significantly different from those of other 
hexagonal close-packed metals in two respects: (1) for heavily cold- 
rolled material the basal-plane pole figures show two high intensity 
regions lying in the transverse direction, and (2) the annealed tex- 


O previous determinations of the deformation 
or recrystallization textures of titanium or of 
titanium-base alloys have been reported in the 
literature The room-temperature structure of 
titanium is hexagonal close-packed with a c/a ratio 
less than 1.633. It would be expected, therefore, 
to have a rolling texture similar to that of other 
hexagonal metals, namely (0001) 
{1010]. Burgers and Jacobs’ have shown that zir- 
conium, a metal isomorphous with titanium in its 


close-packed 


tructure and similar in many of its properties, has 
uch a texture with a scatter of the basal plane 
toward the transverse direction. This scatter is in 
the opposite direction from that found in magne- 
um by Bakarian but similar to that reported by 
Smigelskas and Barrett’ for beryllium. The rolling 
and annealing textures reported here for high- 
iodide titanium are significantly different 
from the textures of any other hexagonal close- 


purity 


packed metal 

All titanium used during this investigation was 
prepared by the 
hardness of this 


iodode proce The annealed 
material varied from 73 (material 


used for sample No. 2) to 97 Vickers hardness num- 
ber. An estimate of the chemical composition of 
this grade of titanium has been reported by Finlay 
and Snyder. With one exception, shown in table I, 


Table I. The Rolling and Annealing Schedule of 
Samples Investigated 


Reduce 
tien in 
sample reparation Area 
Pet 
Oe I 
tect i to 026% thick 99 


1154 


ture is different from the rolled texture. 


the as-deposited titanium was cast into 10 to 20 g 
ingots in an electric are furnace in purified argon 
before being rolled to sheet. 

The cast ingots were forged and ground until 
their cross-section was approximately rectangular, 
annealed 1 hr at 700°C in vacuum and cold rolled. 
Rolling was carried out in a two-high, 4 in. diam 
mill, using reductions no greater than 10 pct per 
pass. The direction of rolling was reversed after 
each pass, and, in order to avoid temperature effects, 
the sheet was allowed to cool after each pass. Unless 
the rolled sheet was sufficiently thin for X-ray 
penetration (about 0.004 in.), it was reduced to this 
thickness by pickling. Because of the possibility of 
introducing twinning or other deformation during 
grinding, no attempt was made to maintain uniform 
thickness of the sample during pickling by inter- 
mediate grinding or sanding operations. Those 
samples to be used for determining the annealed 
texture were recrystallized by vacuum annealing the 
cold-rolled sheet for 1 hr at 500°C. These thin 
samples were held between thick titanium sheets 
during annealing to prevent distortion. 

Table I outlines the rolling and annealing 
schedule of those samples for which photograms or 
texture patterns are shown 


X-ray Techniques 


The usual techniques for determining textures 
were employed during this work. Molybdenum 
radiation was used for the transmission exposures 
and copper radiation for the glancing angle ones. 
Since titanium fluoresces under these conditions, it 
is necessary to employ a filter between the sample 
and the film. The K§ radiation filters are very 
satisfactory for this purpose. 

Sufficient grains having favorable orientation 
were present in both the cold-worked and in the 
cold-worked—500°C annealed samples to provide 
satisfactory patterns with the samples stationary. 

Because of the difficulties of comparing intensities 
of transmission photograms with those obtained 
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when using glancing angles, and because of dif- 
ferences due to beam absorption as a function of 
sample orientation, only three degrees of intensity 
—heavy, light, and absent—were determined. This 
was done visually. 

Discussion of Results 

A few, typical, glancing angle photograms taken 
with CuKa radiation are shown in fig. 1. Fig. 2 shows 
the pole figures of material cold rolled 98.4 pct 
reduction in area while the basal-plane pole figure 
for this same sample after a 500°C vacuum anneal 
is shown in fig. 3. 

While the rolling and annealing textures reported 
here for high-purity iodide titanium tend toward 
the (0001) [1010] texture common to other hexa- 
gonal close-packed metals, particularly those having 
a c/a ratio less than 1.633, the basal-plane pole 
figure shows the development of two high-intensity 
regions spread about the transverse direction. Ex- 
amination of fig. 1 shows that this double texture 
for the basal plane has started to develop at about 
75 pet reduction in area and becomes more pro- 
nounced as reduction is continued. It is also shown 
that the sub-transformation recrystallized texture 
of heavily cold-rolled titanium, fig. 3. is different 
from its deformation texture, at least in degree if 
not in type, and further emphasizes this basal-plane 
double texture. This difference is also very apparent 
from a comparison of fig. le with ld. This marked 
difference between the deformation and the re- 
crystallization textures is not as pronounced for 
material having reductions in area less than about 
96 pct. It was also observed during this investiga- 
tion that the material at the center of the sample 
reduced 75 pct (sample 3, 0.041 in. thick) had a 
somewhat more pronounced basal-plane double 
texture than did the surface material. This dif- 
ference was not observed on the thin samples re- 
sulting from greater reductions 


Fig. 1—Glancing angle X-ray photograms for alpha 
titanium. 


(a) cold rolled 75 pet cold rolled 90 pet cold rolled 
oo pet (d) cold rolled 99 pet and recrystallized at 500°C 
Beam 90° to cross direction and 20° te rolling direction. Rell- 
ing direction vertical. Inner ring, faint in mest photegrams, 


(1010) planes, middle ring (0001) planes, outer ring (1011). 


Critical examination of the three pole figures 
shown in fig. 2 leads to the conclusion that the 
(1011) plot (fig. 2b) is not a realistic representa- 
tion of the texture that would be expected for these 
planes if the basal-plane texture is as represented 
in fig. 2a and if the (1010) poles are in the rolling 
direction. This is explicable on the basis that an 
insufficient number of intensity gradations were 
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>>... va 
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YY } 
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Fig. 2 (above)—Pole figures for titanium cold - 
rolled 98.4 pet reduction in area. 
‘ left) (001) planes. (>, center) (1011) planes. (c, right) 
(1010) planes. Ideal textures indicated by small circles \ 
\ 
\ Te. \ 
cr 
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Fig. 3 (lower right)—Basal-plane pole figure 
for titanium annealed 1 hr at 500°C after 98.4 T 
pet reduction in area by cold rolling. 
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employed to represent accurately small but im- 
portant differences 

The c/a ratio of the titanium lattice is 1.5873 
and, therefore, the angle between the basal plane 
and the (1012) planes (the common twinning planes 
for all hexagonal close-packed metals, is 42 30° 
Because of this condition, reorientation of the basal 
planes out of the plane of the sheet during the 
later stages of rolling cannot be accounted for by 
twinning on this plane since such twinning would 
result in an increase in thickness of the metal 
Unfortunately, as pointed out by Smigelskas and 
Barrett, the mechanisms of deformation cannot be 
determined from the deformation textures 
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Technical Note 


i &~ migration of carbon in austenite under the 
influence of an electric current ha been ob- 
erved qualitatively several time Lebedev and 
Guterman recently have reported quantitative 
method con 
low-carbon to a high-carbon wire, passing current, 
and later estimating the carbon distribution metal- 


lographically We believe the method reported in 


measurements; the ted of welding a 


th pape! iperior in principle nee electrolytic 
migration and ordinary diffusion are not necessarily 
coupled a in the weld method ilso for the first 
time the extent of migration is determined by com- 
bustion analy for carbon 

A uniform tubular specimen (S.A.E. 1045 or 1095) 
wi mounted a llustrated in the figure the whol« 

P. DAYAI tl e Office of the Direct of Sup 
plis B I Bor Ind d I S 
DARKEN, Ms er AIME Ad t Profe wr, Pol 
te I Br j Rese cl ry 
U. S. Steel C Ke N. J 

rN 42 E. M } eceive May 24, 1950 

Base he P. Day pe l 
f f he ‘ f ‘ legree of 
Master of Met g Enginee gf Polytechnic 
I t 
issemt beir in atmosphere ft fied nitro 
er Direct cu nt (129 to 22¢ I at O.bot LOv) 
erved i ‘ heat d potential 
radient tf ca ition The d tion of ex- 
periment was 7.5 to 12 } during which time the 
temperature was controlled (+ 10°C) manually. The 
experimental conditior are ndicated in the first 
tive columns of table I 

With tl exp mental i angement the tem- 
perature nitially } i mani value at the 
central plane Also n t? \ nit (bv \ tue of 
the vmmetry ) the carbor ent volume 
element equal in quantity to that leavir thie 
lo or accumulation of t the 
clectrodes nee the 
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the center and is “frozen” at the cold ends. Hence, 
providing the time of experiment is not sufficiently 
long to seriously influence the conditions at the 
central plane, carbon crosses this plane only under 
the influence of the electrical potential gradient and 
not under the influence of temperature or concentra- 
tion gradient. The amount of carbon which has 
crossed this plane was determined by combustion 
analysis of the two halves of the specimen. The re- 
ults of these analyses are shown in the sixth and 
eventh columns of table I. It will be noted that 
substantial amounts of carbon migrated from the 
anode portion to the cathode portion (except at 
920 C, which temperature was too low to exhibit 
the effect in the allotted time). In spite of precau- 
tions taken, considerable decarburization occurred 
as may be seen by comparing cols. 8 and 5 

In three cases (indicated by asterisks in table I) 
the specimen was ground on one side, polished, and 
examined metallographically before analysis. One 
specimen was normalized and re-examined. Micro- 
graphs of selected areas in specimens 4 and 6 are 
shown in figs. 1 and 2, respectively. Evidence of 
carbon migration from the anode toward the 
cathode is quite apparent. Fig. 2 shows abundant 
vraphite as well as cementite in a region near the 
cathode. The temperature of this zone is estimated 
at about 800°C. In fig. 1, particularly in the micro- 
graph on the extreme right (the right side of which 
;s of unaltered carbon content), there is evidence of 
ght depletion of carbon in the immediate vicinity 
of the cathode as contrasted to the general increase 
1 carbon of the cathode half of the specimen. Al- 
though this may be attributed in part to decarbur- 
ation, it is believed that it is occasioned also by 
thermal diffusion—migration (of carbon) from a 


cool to a hot zone 


a phenomenon superimposed 
upon the electrical migration 

Evidence of carbon migration was visible particu- 
arly duriu the course of the high-temperature, 
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Fig. 1—Micrographs of indicated portions of specimen 4, after normalizing. Picral etch. X100. 


high-carbon experiment. Initially the glowing the central plane to the product of the duration of 
specimen appeared as expected—bright red in the the experiment times the percent carbon at the 
center tapering off gradually through dull red to central plane times the density times the cross- 
“black” about 4 mm from the copper electrode sectienal area times the potential gradient; the po- 
After several hours’ passage of current, a bright red tential gradient was calculated frem the current, 
ring developed at or near the zone where graphitiza- dimensions, and resistivity 


; tion occurred, as shown in fig. 2. This phenomenon The mobility of carbon also may be represented’ 
occurred only in high-carbon specimens and is be- by the relation 
lieved to be occasioned by the increased resistivity Dies 
in the high-carbon region. B kT 


The mobility, B, (mean velocity of carbon ion 
under unit potential gradient) is given in col. 9 of 
table I. This was computed as the ratio of one 
hundred times the mass of carbon transported across perature, 


Table I. Mobility, Charge, and Transport Number of Carbon in Austenite 


where D is the diffusivity, « is the electronic charge, 
k is Boltzmann’s constant, T is the absolute tem- 
and » is the number of fundamental 


Mobility of Carben, B 
sec volt 


Carbon, Pet 


Duration 


Charge on 


Central Final 
men Temp, ment, rent, Calculated Carbon len 
No Hr Amp Initial in Trans- 
Uniform) Anode Cathode Ob- B Austenite port 
Half Mean served I (Valence) No. of C 


alized 
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acne 
‘ 
tint 
| 
2 
Steel of Mean 
1° 920 8.5 129 0.46 0.43 0.43 04 ° 
Z 2 1.277 7.5 168 046 0.36 04 2. Oxi 86x10 o9 
3 1,226 2.5 160 046 0.24 04 0.34 5.8 60 :9 7 i 
re 1,175 10.0 204 0.46 0.22 0.35 02 2.7 41 26 24 
5 1,226 9.0 85 1.11 0.54 0 BE if 2 27 142 
6* 1,175 90 226 1.11 0.55 1.19 0 BE 49 7 5 127 
? 1,124 12.0 171 1.11 051 124 0.89 7 41 :9 13.0 
: * Examined metallographically before analysis 4 
+ Norm (1600°F) for metallographic examinatior 
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Fig. 2—Micrographs of indicated portions of specimen 6. 
Abundant graphite (large black regions) and cementite near cathode. Alkaline sodium picrate etch. X100. 


ves carried by the carbon ion (“valence”). Tak- 

: D from the data of Mehl and Wells and using 
the observed value of B, it is seen that » may be 
calculated from this expression. Values of », so de- 
termined, are ted in the next to the last column of 
table I. Discarding the anomalous value found for 
pecimen No. 2, the average of the charge is found 
a 3.5 (standard deviation is 0.4); the average of 
the values for the steel of higher carbon content, 
where and hence the reliability is 


sreater, is 3.7 


pread is less 
yroximation involved in estimating the 
mean ca content at the central plane probably 
tends toward a high value since the curve repre- 
carbon content vs 
Further, the 
carburization was 


senting time 1s probably con- 


cave upward assumption that de- 
equal in the two halves is not 
exact; decarburization was probably more severe in 
the higher carbon half. These 


would 


further corrections 
value of » slightly 
Hence, if one wished to postulate a priori that the 


raise the calculated 


charge on the carbon ion had the classical value of 
four, nothing the 
contradict this carbon a 
metallic valence of four. In col. 10, values of B 


present experiments would 


Pauling’ also assigns 


calculated from the above equation and the value 
of 4 for » are tabulated. 

The transport number is defined as the fraction 
of the total current carried by carbon. This is tabu- 
lated in the last column of table I. At a given 
temperature the transport number is expected to be 
proportional to the carbon content;’ it is seen that 
this expectation is realized, at least roughly, the 
transport number and the carbon content each in- 
creasing about threefold. 
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A Study of the Plastic Behavior of High-Purity Aluminum 
Single Crystals at Various Temperatures 
by F. D. Rosi and C. H. Mathewson 


The plastic properties of extended aluminum (99.996) single crystals were inves- 


tigated in the temperature range 77° to 353°K. Both the critical resolved shear stress 
and coefficient of shear hardening were found to increase with a decrease in tem- 
perature, and were consistent with the Schmid law of critical shear stress governing 
the initiation of the slip process. Measurements were also made on the density of 
slip bands, which was found to increase with decreasing temperature in a manner 
similar to the shear hardening coefficient. Some observations were made on the 
appearance of slip bands on etched and unetched electrolytically polished surfaces, 


HE plastic properties of face-centered cubic 
metals below room temperature present a field 
of investigation which has not been extensively ex- 
plored. The work by Schmid and Boas’ has 
demonstrated the importance of temperature upon 
such properties as strain hardening and critical 
resolved shear stress. The work by Yamaguchi 
upon the shear stress as related to the number of 
slip bands accentuates the necessity for further 
experiments of a similar nature. The approach to 
a mechanical equation of state from the standpoint 
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of thermal fluctuations and activation energies by 
Becker® and more recently by Kauzmann‘ further 
emphasizes the need for a quantitative and more 
comprehensive analysis of the dependence of funda- 
mental plastic properties on temperature. 

The purpose of the present work was to investi- 
gate specifically: (1) The gross shape of the stress- 
strain curves at several temperatures, (2) the 
change in the critical shear stress as a function of 
temperature, and (3) the number and appearance 
of slip bands as a function of strain and temperature. 


Preparation of Specimens 

Single-crystal specimens of 99.996+ pct alumi- 
num, 42 in. in diam and 5 to 6 in. in length, were 
made by the Bridgman method of gradual solidifi- 
cation from the liquid state.” The crystallographic 
orientation of the single crystals was determined 
from back-reflection, Laue X-ray photograms ac- 
cording to the method described by Greninger.” In 
most specimens the Laue photograms showed 


double diffraction spots indicative of the lineage 
structure type of imperfection, discussed in great 
detail by Buerger.’ 


The angular spread of these 


and on the general complexity of the slip process. 
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Most of the 


spots was never observed to exceed 2”. 
against 


crystals were radiographed insure 
mucroporosity. 

In preparing the metal surface for optical micro- 
scopy, the following sequence of operations gave 
good results: The as-cast crystals were turned down 
in a lathe, 0.001 in. per cut, to obtain a 2.5 in. gauge 
length. The cold-worked layer resulting from this 
operation was removed chemically by etching with 
Tucker's reagent. Then the specimen was polished 
mechanically through 2/0 metallographic emery 
paper, after which it was etched again to remove 
the cold-worked layer resulting from the mechani- 
cal treatment. A 48-hr anneal at 580°C +10°C 
followed so as to insure an essentially stress-free 
single crystal. After the annealing treatment, the 
specimen was electrolytically polished in a 2:1 
solution of methyl alcohol and concentrated nitric 
acid. With a current density of 10 amp per sq dm 
(decimeter) the time required to obtain a satis- 
factory surface varied from 10 to 12 min. The polish- 
ing was carried out for short periods of 2 min to 
avoid rapid deterioration of the solution as well as 
to enable the rotation of the specimen 180° for 
uniformity of polish. It was necessary to place the 
solution in a bath of dry ice in view of its explo- 
sive nature at room temperature. Etching of the 
electrolytically polished surface was accomplished 
by using the fuming etch-pit method recommended 
by Lacombe and Beaujard’ for high-purity 
aluminum. 

Method for Tensile Testing 

A modification of the loading equipment devised 
by Miller® was used. In this apparatus, the specimen 
was suspended from a chain and gimbal arrange- 
ment (for axial loading) in a heavy steel framework 
connected at the bottom to a balanced 6:1 lever and 
bucket system. Loading of the specimen was ac- 
complished by allowing sand to flow from a reservoir 
into the bucket suspended from the longer end of 
the lever-arm at a rate of approximately 3 lb per 
min. 

Strain measurements were made using the Bald- 
win SR-4, bonded, resistance-wire, strain gauge and 
an SR-4 portable strain indicator (type K), which 
permits a reading accuracy of 2 microinches per 
inch. For low-temperature study, the gauge was 
calibrated by measuring the elastic modulus of an 
annealed stainless steel rod, which is known to be 
independent of temperature.’ 


| 
‘ 
mere 
Se 
4 
, 
: 
ve 
¥. 
4 


The apparatus used for the low-temperature ex- 
periments consisted of a stove pipe, 4 in. in di- 
ameter, surrounded by another pipe which was 8 
in. in diam. The inner pipe was supported by 
means of four legs which were soldered to a 3-in 
steel ring at its bottom and to a stainless steel plate 
which was, in turn, soldered to the outside pipe. A 
highly flexible brass bellows, at each end of which 
was soldered a brass slug containing a “xs in. con- 
centric bore, was used to permit extension of the 
specimen. Surrounding the bellows arrangement 
was a stainless steel tube which extended from the 
bottom of the inner pipe to the plate. The bottom 
brass plug of the bellows was soldered to the stain- 
less steel plate, thereby eliminating any source of 
leakage. The space between the two pipes was filled 
with Santocel powder which is a reasonably good 
thermal insulator. A wooden ring was inserted be- 
tween the pipes for purposes of rigidity and insula- 
tion 

Fig. 1—Original 
orientations of 
the single crystals 
studied in tension 
at the different 
temperatures. 


[100] 


temperature 
Miller 


using a 


The furnace or the 
that 
Temperature control was 
powerstat which 
110 a Temperature readings were obtained 
with a thermometer! through a 
diagonal port that permitted contact with the speci- 
men. In order to prevent burning of the strain 
paper, a mixture of hydrogen and nitrogen 
introduced in the heating chamber through 
which was well below the 


elevated 
described by 
obtained by 
directly 


used 
experiments (80 C) Is 
was connected across a 
ource 


mercury inserted 


a wa 
a econd diagonal port, 
level of the 


pecimen 


Presentition of Data 


single-crystal 


The loading characteristics of the 


I 
ented 


pecimens are pre as curves of stress (g pet 
mm’) \ train (mm per mm). The formulas used 
n the evaluation of shear tress and shear strain, 
as in deriving the coefficient of shear hardening, 
are conventionally given by Schmid and Boas’ in 
terms of the o nal orientation and the change in 
length of the crystal. For calculating the critical 
resolved shear stre the standard equation was 
used 

The data on slip bands are pre sented as the num- 


Table L. Critical Shear Stress Data for Room 
Temperature Tests 


Critical 

shearing 

Spect stress 
men Diam y sin y per 
Ne In Deg Deg Ces mm 
A 4 4 044 
44 4760 103.0 
0.4080 44 ‘ 4782 3.6 
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Table Ul. Critical Shear Stress Data for Dry Ice Tests 


Critical 
Shearing 
Speci- Stress, 
men Diam x \ Sin y g per 
No. In. Deg. Deg. Cos \ mm: 
I 0.4143 43.5 45 0.4860 124.1 
M 0.4413 32 34.5 0.4367 122.1 
x 0.4227 48 43.5 0.4853 126.2 


ber of bands per unit length along the normal to 
the slip plane (No. per mm). The formula used for 
this calculation is given by Yamaguchi. 

The original orientations of the single crystals 
studied in tension at the different temperatures are 
stereographically presented in fig. 1. 

Experimental Results, Shear Stress Determinations 

The values of the critical shear stress were ob- 
tained from stress-strain curves by noting the value 
at which plastic flow set in at a constant rate. The 
yield stress was taken as the extrapolated point 
which represents the intersection of the elastic 
range with the straight portion of the stress-strain 
curve, which occurs almost immediately after plastic 
flow begins, as shown in fig. 2 

Table I contains the data pertinent to the evalua- 
tion of the critical resolved shear stress for four 
crystals tested at room temperature. The average 
value of the critical shear 104.5 g per 
mm’, with a variation between the two extreme 
values of approximately 2 pct. This is a verification 
of the independence of critical shear stress from 
orientation (law of resolved shear stress), since the 
distribution of orientation of the crystals (see fig. 1) 
covers the triangle satisfactorily 

Comparison of the present critical shear stress 


stress Is 


« 


Fig. 2—Stress-strain diagram of crystal A at room 
temperature. 


The value of stress at Q is used for obtaining the critical 
shear stress 


value with those of Dehlinger’ and Miller and 
Milligan” show agreement, considering the 
high-purity aluminum (99.99+) used in the present 
investigation. The Dehlinger values for aluminum 
of 99.5 and 99.8 pct purity are 319 g per mm* and 
210 g per mm, respectively. His extrapolated 
value for 99.99 pet purity is approximately 95 g per 
mm Miller’s determination shows a value of 
critical shear stress of 138 g per mm’ for a 
gradually solidified aluminum single crystal of 99.90 
pet purity under conditions of very slow loading 
The critical shear stress results of the dry ice 
(205°K + 3°K) and liquid nitrogen tests (77.35°K) 
are recorded in tables II and III. Crystal 1 was 
tested at a temperature of 93°K 10°K, at a time 
when the supply of liquid nitrogen had run out 
Temperatures were read directly with a pentane 
thermometer. 
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Quantitative data on the critical resolved shear 
stress of aluminum single crystals below room tem- 


perature are very incomplete. Boas and Schmid“ 
experimented with aluminum crystals at 88°K but 
did not state definite values of critical shear stress. 
They did observe however, that extensive slip was 
produced by a resolved shear stress of 800 g per 
mm’, which is almost double the average value 
(421.3 g per mm’) obtained in the present investi- 
gation 

The critical shear stress data for tests at 353°K 
+ 3°K are presented in table IV. The average value 
is 91.8 g per mm’, which compares favorably with 
that obtained by Miller and Milligan,” who reported 
values of 55 and 115 g per mm’ for 99.5 and 99.90 
pct purity aluminum at 373°K. 

A summary of the critical shear stress data com- 
piled in the present investigation at the four tem- 
peratures is given in fig. 3. As in most investiga- 
tions of the properties of single crystals, these data 


| 
= 
| Fig. 3—Effect 
of temperature 
x on the critical 
shear stress. 


Tewpenavure 
demonstrate that the critical shear stress necessary 
to initiate slip increased with decreasing tempera- 
ture. They indicate a rather small, but linear in- 
crease in the critical shear stress in the temperature 
range 353° —~ 205°K with an extremely sharp up- 
turn in the curve from 205° ~ 77.35°K. This is in 
direct contrast with the curves for the hexagonal 
metals, cadmium and zinc,* which show no marked 
increase in critical shear stress with decreasing 
On the other hand, a somewhat simi- 
and mag- 


temperature 
lar behavior was obtained for bismuth 
nesium”™ crystals. 
Stress-Strain Diagrams 

The room temperature curve of single crystals H, 
fig. 4, demonstrates a rather sharp advent of plastic 
flow and a measurable increase in the resistance to 
glide, even for the small amounts of strain involved 
In all cases the linear rate of strain hardening sets 
in almost immediately after the small anelastic 
portion of the curve. Generally speaking, after re- 
moval of the load, a small amount of hysteresis was 


Table UI. Critical Shear Stress for Data for Liquid 
Nitrogen Tests 


Critical 

Shearing 
Spect Stress 
men Diam Sin y per 
Neo In Dee Deg Cos mm 
0 7 7 14894 415.1 
20 0 4595 44 4+ ) 4826 427.5 
1:95 K 0424 04924 2405 
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Table IV. Critical Shear Stress for Tests at 353°K 


(80°C) 
Critical 
Shearing 
Speci- Stress, 
men Diam, y \ Siny « per 
No In. Deg Deg Cos \ mm 
5 0.4562 38.5 + 0.4478 95.0 
8 0 4588 42 42 0.4972 87.0 
0.4381 43.5 a5 0.5035 93.3 


observed, which may be attributed to an anelastic 
effect. A slight increase in the rate of strain harden- 
ing was observed after about 0.4 pct elongation in 
the stress-strain curves of the crystals extended at 
room temperature. This is probably the end of the 
so-called “yield-point elongation” zone observed 
and defined by Miller and Milligan.” 

From the data pertinent to the dynamic behavior 
of the single crystals tested at the four tempera- 
tures, the elastic modulus did not appear to vary 
with a change in orientation, which may be at- 
tributed to the isotropic character of aluminum. The 
coefficient of shear hardening, which is defined as 
the slope of the shear stress-shear curves, also did 
not appear to vary with the orientation of the 
crystal. The constancy of this coefficient with ori- 
entation is simply a confirmation of an extension of 
the critical shear stress law to include plastic flow. 
At room temperature the average value for the co- 
efficient of shear hardening is 11,750 g per mm 
after approximately 0.3 pet extension, while that 
for the so-called “yield-point elongation zone” is 
7750 g¢ per mm’. At the other temperatures this 
unique zone was not observed. 

Typical stress-strain diagrams for 
tested at the various temperatures are shown in fig. 
5. As at room temperature, the strain hardening at 
the three temperatures is linear after the advent of 
plastic flow. In the case of specimen 5 tested at 
353°K (80°C), in the anelastic portion of the stress- 
strain curve, plastic deformation proceeded in sev- 
eral periodic steps of the order 2 x 10” in. per in. 
Between these steps the flow apparently ceased, and 
the steady application of load produced an elastic 
deformation of 5 x 10° in. per in. This step-wise 
character was observed very recently in polycrys- 
talline aluminum at room temperature and at a 
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Fig. 4—Stress-strain diagram of crystal 1 tested at 
295°K (22°C). Extensions 1, 2, 3, and 4. 


slow, constant loading rate by McReynolds,” who 
gave 5 x 10°‘ in. per in. as the order of magnitude 
for the steps. This stepped character was found by 
McRevnolds and earlier by Sutoki” to increase with 
an increase in the temperature of testing 

Specimen A, which previous.y had been pre- 
strained approximately 0.22 pct at 273° K, was then 
reloaded at 205°K. It was found that the stress 
necessary for plastic flow at 205°K after the 0.22 
pet extension was less than that which would be 
expected had the crystal been extended this amount 
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of strain at 205°K, as shown by the dotted line in 
fig. 6. Furthermore, the increase of stress with 
strain at 205°K after the prestrain at 273°K was the 
same as that obtained by a specimen initially ex- 
tended at 205°K. These observations substantiate 
the contention of Dorn et al.” that the strain alone is 
not a measure of the strain-hardened state. How- 
ever, they do suggest that for small amounts of ex- 
tension the stress necessary for plastic flow is a 
measure of the strain-hardened state 

The dependence of the coefficient of shear harden- 
ing on temperature is illustrated in fig. 7, with each 
point representing the mean value of 2 to 4 crystals 
The amount of shear hardening decreases markedly 
as the temperature is raised. This same general 
dependence has been observed by Boas and Schmid 
in aluminum” and cadmium crystals,” and by other 
investigators in magnesium” and zinc.” Fig. 8 shows 
that the modulus of elasticity also decreases with an 
increase in temperature. The resolved shear stress- 
shear curves of fig. 9 summarize the effect of tem- 
perature on the gross shape of these curves 


Measurement of Slip Bands 


Since the slip bands in aluminum single crystals 
show a reasonable regularity of spacing, measure- 
ment of these bands with some degree of accuracy 


Fig. 5—Stress-strain diagram of crystal 20 at 70°K 
(—196°C). 
Fig. 6—Effect of prestraining at 295°K (22°C) on the 
stress-strain diagram of crystal A at 205°K (—68°C). 


was considered possible for small amounts of ex- 
tension, Using a microscope with the vertical type 
of illumination at a magnification of 600 

The density of slip markings was obtained by 
counting the number of bands appearing per unit 
length along a line on the surface joining the major 
axes of the glide ellipses. In this manner the num- 
ber of slip bands per unit length along the normal 
to the slip plane may be obtained directly. The 
measurement was carried out over a length of 32 
mm, 16 mm to the left and right of a reference 
mark at approximately the center of the gauge 
length. A mean value per unit length was taken, 
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TEMPERATURE 
which represented an average of the two 16-mm 
readings. Measurements were made after exten- 
sions of approximately 0.2 pct up to about 2 pet, 
as shown in the reloading curves of fig. 4. 

The relation between the number of slip bands 
per unit length normal to the slip plane and the 
strain is shown in fig. 10 for four crystals of dif- 
ferent orientation extended at room temperature. 
It may be seen that the points do not lie on a straight 
line, which is contrary to the results of Yamaguchi. 
Instead, a group of curves is obtained, which show 
a series of plateaus. These results are in general 
agreement with the recent work of Crussard* on 
aluminum single crystals of the same purity. He 
obtained curves which were parabolic during the 
early stages of deformation, and then became linear 
with increasing extension. It is also apparent from 
the curves that the orientation of the crystals has 
a marked effect on the density of visible slip bands 
for a given amount of strain 

To see if the resolved shear stress relationship 
could be extended to apply to the increase in the 
number of slip bands with stress, the density of 
slip bands was plotted against the resolved shear 
stress, fig. 11, in an attempt to bring the curves of 
crystals E, H and T of fig. 10 together. Furthermore, 
this relation would also indicate whether the 
plateaus were due to a recovery effect. It may be 
seen from fig. 11 that the curves have been drawn 
together somewhat, and that the straight line por- 
tions of each curve have approximately the same 
slope. Moreover, the parabolic character of the 
curves has been minimized particularly in the region 
of higher stress, indicating that some recovery 
occurs even at such small amounts of plastic flow. 
It appears significant that the first plateau appears 
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Fig. 8—Effect of temperature on the elastic modulus. 
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Fig. 9—Shear hardening at different temperatures. 


in all crystals at approximately the same values of 
shear stress and strain (strain shown in previous 
diagram) regardless of the number of slip bands. 
This region of stress and strain corresponds approxi- 
mately to the end of the Miller “yieldpoint elonga- 
tion zone,” and to an increase in the amount of 
strain hardening. At the higher extension where 
the strain hardening begins to decrease, it can be 
seen from the curves of crystals H and T in fig. 11, 
that the density of slip bands increases markedly. 
This is reasonable since in these regions slip is 
continuing for the most part on those bands already 
formed, with the result that the width of the bands 
grows so as to make previous submicroscopic* slip 


* By submicroscopic slip is meant any slip which is beyond re 
solving power of microscope at X600 


visible, and on this basis strain hardening is pri- 
marily associated with submicroscopic slip. The 
mean value of the spacing between resolvable slip 
bands for an extension of 0.25 pct varies from 
2.31 x 10° to 2.81 x 10° mm, which is of the order 
of magnitude of a lineage structure. This suggests 
that slip bands, corresponding to the first plateau, 
are nucleated in regions of crystalline imperfections 
arising from irregularities in the growth process. 
Similarly the other plateaus may correspond to 
favorable conditions arising from other imperfec- 
tions of structure. The three curves of fig. 11 inter- 
sect the abscissa at approximately the same point, 
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STRAIN 
Fig. 10—Effect of increasing strain on density of 
slip bands in early stages of plastic flow. 
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which is the value of the critical shear stress for 
these crystals. 

Measurements of the density of slip bands were 
made on several of the crystals extended at dry ice 
and at 353°K (80°C), and these were compared 
with those previously made on single crystals of 
similar orientation studied at room temperature. The 
number of slip bands per millimeter for approxi- 
mately 0.25 pet extension increases almost linearly 
with a decrease in the temperature from 353°K 
(80°C) to 205°K (—68°C), as shown in fig. 12. No 
value was obtained at the liquid nitrogen tests, 
since the slip bands were scarcely visible and were 
difficult to resolve at such small extensions. The 
extrapolated value for this temperature, assuming a 
linear relation, is 172 bands per mm, which gives 
a spacing between bands of approximately 6 x 10° 
mm. This is within the resolving power of the 
microscope, which was calculated to be 5.5 x 10° 
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RESOLVED SHEAR STRESS, gms nm? 
Fig. 11—Effect of increasing shear stress on density 
of slip bands in early stages of plastic flow. 


mm from wavelength of illumination and the nu- 
merical aperture of the objective used for these 
measurements. However, slip bands may be recog- 
nized only after the differences in level between 
the bands have reached a value approximately one 
tenth of the resolving power of the microscope. 
Therefore, for a 0.25 pet extension the mean value 
of strain within each band in liquid nitrogen would 
be of the order of 1.3 x 10° mm, which is below 
the limit of the microscope 
Nature and Appearance of Slip Bands 

It is known that the oxide film which forms very 
rapidly on electrolytically polished aluminum in 
contact with air has a disturbing effect on the ap- 
pearance of slip bands, making them wavy rather 
than straight. Since it is believed that the magnitude 
of this effect depends to a great extent upon the 
electrolytic polish used, and perhaps unintentional 
variations in the technique of polishing, the charac- 
ter of slip bands was examined on both etched and 
unetched electrolytically polished surfaces. There 
was little, if any, difference in their general ap- 
pearance. Furthermore, the values of critical shear 
stress on both etched and unetched specimens did 
not vary appreciably. 
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Figs. 13 and 14, taken from an unetched speci- 
men, show the increase in the number of slip bands 
with increasing strain. This increase in the num- 
ber of glide bands as deformation is continued is 
characteristic of aluminum, having been observed 
by Yamaguchi’ and more recently by Crussard It 
appears that the spacing of these markings is much 
more regular than would correspond to statistical 
disorder. 

It was the general rule that at the early stage 
of deformation the slip bands often appeared not 
as lines traversing the whole of the crystal, but 
as segments whose ends seemed to vanish in their 
path through the crystal. The appearance of this 


Fig. 12—Effect of temperature on density of slip 
bands for 0.25 pet extension. 


microscopic slip in its early stages is shown in fig. 15 
At the temperature of dry ice, this early stage 
character of slip bands is even more pronounced 
while at the elevated temperature the bands are 
thicker and run completely through the specimen 


In all vecimens certain adjacent slip bands were 


observed to terminate opposite one another This 
phenomenon is shown in the micrographs of figs. 13 
and 14. Andrade and Roscoe” observed this same 


behavior it ingle crystals of lead, and in no case 
were the bands found to overlap by more than the 
distance of separation between them, which led 


those investigator to conclude that the bands are 
really patl of dislocatior propagated somewhat 
in the Tay manner. In the present investigation 
the extent of tt overlapping was found in some 
cases to agret th the observations of Andrade and 
Roscoe; but in other case fig. 13, the bands pass one 
another by amount much greater than the dis- 
tance between them. It believed that the degree 
of overlappu depends to a great extent upon the 
magnitude of s! which has occurred in the indi- 
vidual band 

The appearance of “cros lip which ts tep-like 
in its character, was found in all specimens tested 
at room temperature but not at the temperature of 


dry ice or at 353: K (80 C). At the low temperature, 
it is possible that with further extension cross-slip 


might have been observed, in view of the undevel- 


oped character of the bands at the earlier stages of 
deformation. Fig. 16 shows cross-slip at X1000. It 
can be seen that this phenomenon occu! In a step- 
like fashion in such a manner that slip occurs al- 
ternately on the cross-slip plane and the primary 
octahedral plane. From the symmetry of the etch- 


pit it can be further seen that the cross-slip plane 


must be one of two possible octahedral planes whose 
trace makes a 90° angle with that of the primary 
plane. 


Changes in the Mechanism of Deformation 


At the commencement of the plastic deformation 
in aluminum single crystals, slip occurs first in that 
octahedral {111} plane and dodecahedral <110 
direction where the shear stress is at a maximum, 
at the same time producing a rotation of the crystal 
with respect to the fixed direction of the tensile 
force. With the necessity for lattice accommodation 
during slip, which may produce rotations of various 
types, it is possible to have stress conditions modi- 
fied so that momentarily, in certain regions, the 
shear stress may be a maximum on a different set 
of planes. The probability of this becomes even 
greater when the orientation of the crystal is criti- 
cal; that is, when the specimen axis is, at most, 2 
from a leg of the spherical triangle. In this case 
slip may be expected to occur sparingly on other 
sets of slip planes in addition to the primary slip 
plane 

As may be seen in fig. 2, specimen T has a critical 
orientation, being only 1° from a boundary line. In 
this crystal three slip systems were observed, as 
shown in fig. 17, which was taken along the line 
joining the major axis of the primary glide ellipses 
Fig. 18 shows the presence of a second slip system 
in erystal G, which was found to be slip on the 
conjugate plane. Stereographic analysis of back- 
reflection Laue photograms describing the region 
where slip was observed shows that four operative 
slip planes are indicated in the plastic deformation 
of these crystals. These are: (1) the primary 
plane, (2) the cross-slip plane, (3) the conjugate 
plane, and (4) a “critical” plane, since this type of 
slip seems possible only in crystals which have a 
particular critical orientation, such as T. The analo- 
gous critical orientation of specimen G would indi- 
cate extra slip on plane I, the primary plane, but in 
another direction not distinguishable in these ex- 
periments. Figs. 19a and b are standard projections 
indicating the different slip planes observed in the 
micrographs of figs. 17 and 18, respectively. Of 
these systems, the first three have been observed by 
Maddin, Mathewson and Hibbard” in a-brass crys- 
tals well within the range of orientation conven- 
tionally requiring slip on a single (primary) plane 


Discussion of Results, Critical Shear Stress 


The law associating a critical resolved shear stress 
with slip was confirmed at the four temperatures of 
testing. This uniformity of behavior seems to indi- 
cate that the method used in producing and pre- 
paring specimens for tensile testing resulted in 
single crystals which were, within the sensitivity 
of the tests, uniform in structure. Further, it has 
been shown that the critical shear stress necessary 
to cause glide to set in at a given rate in the active 
slip system increases with decreasing temperature 
in the manner shown in fig. 3. The extremely sharp 
upturn in this curve from 205°K to 77°K indicates 
a form of function 


o Ae [1] 
where o critical shear stress 
A stress constant 
Q activation energy 
R gas constant, and 
T absolute temperature, 
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Fig. 13 (top left)—Showing slip bands on unetched 
surface after 0.25 pet extension. Crystal G. X800. 


Fig. 14 (bottom left)—Showing slip bands on un- 
etched surface after 0.75 pet extension. Crystal G. 
X800. 


Fig. 15 (tep center)—Showing slip bands at early 
stages of deformation (0.21 pct). Crystal T. X800. 


Fig. 16 (bottom center)—Showing segmented slip 
occurring alternately on cross-slip plane and pri- 


In this formula, the expression e provides a 
measure of the proportion of atoms in the lattice 
(probably associated with imperfections) involved 
in the physical change of plastic flow. To apply this 
formula to the curve of fig. 3, it is convenient to 
express it in a logarithmic form, that is 

Q/RT 

Fig. 20 shows a plot of the logarithm of the critical 
shear stress against the reciprocal of the absolute 
temperature from which it may be seen that the 
points fall on a straight line, with the exception 
of the one which represents the test at 95°K. It 
will be remembered that in this test insufficient 
liquid nitrogen was available, with the result that 
temperature fluctuations may have oc- 
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Fig. 19c and b)—Standard projections indicating slip 
planes observed in figs. 17 and 18. 


1i—Cross-slip plane 
1V—Conjugate plane 


I—Frimary slip plane Critical 


plane 


All illustrations reduced in area approximately two thirds for reproduction 
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mary octahedral plane in step-like fashion as indi- 
cated by symmetry of etch pit. Crystal T. X1000. 


Fig. 17 (top right)—Micrograph taken at position 

of major axis of glide ellipses showing slip on three 

planes—primary, cross-slip, and “critical.” Crystal 
T. X800. 


Fig. 18 (bottom right)—Showing presence of a 
second slip system in crystal G, found to slip on 
conjugate plane. X800. 


curred. The values of the activation energy Q and 
the constant A are calculated to be 300 cal per 
g-atom and 61 g per mm’, respectively. In this 
connection the work of Zener and Hollomon”™ on the 
vield point of steel is significant. They found that 
the shear stress varies at only about the one-hun- 
dredth power of the strain rate and the heat of 
activation, which describes the dependence upon 
temperature, is of the order of magnitude of only 
100 cal per g-atom. It is interesting to mention 
here that if a log o# vs. 1/T plot were made from the 
data on magnesium,” an activation energy of 200 
cal per g-atom and a stress constant of 60 g per mm’ 
are obtained 


Strain Hardening 


With increasing strain hardening during plastic 
flow, new active glide planes continually appear be- 
tween the old, which suggests that slip has ceased 
in the lamellae on which it began. This was also ob- 
served by Yamaguchi’ with aluminum crystals, who 
further found that the spacing between slip bands 
varied inversely with the stress. In the present ex- 
periments a linear relation between density of slip 
bands and shear stress was not obtained in the early 
stages of plastic deformation. Instead, small plateaus 
are found which tend to disappear at higher exten- 
sions. In all cases the first plateau (or parabola) was 
related rather closely to the end of the Miller “yield- 


point elongation zone” (approximately 0.4 pet ex- 
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Fig. 20—Log « = log A + Ms 


tension). It is possible that both the plateaus and 
the increase in number of slip bands with stress are 
due to different orders of energy associated with the 
lineage imperfection 

Temperature is found to affect the rate of strain 
hardening to a considerable extent, and it may be 
seen from fig. 7 that the amount of hardening de- 
creases as the temperature Is raised. This observa- 
tion is made by all investigators of the properties 
of single crystals at low temperatures, and evidently 
is a fundamental behavior of metals 

The straight line in fig. 21 indicates that a para- 
bolic relation exists between the coefficient of shear 
hardening and the temperature according to the 
formula, 


stress 
for given change in shear strain (a), 


where tf change in resolved shear 


T coefficient of shear hardening at 
a temperature T, 
(* \ coefficient of shear hardening at 0 
a absolute 
constant 
y absolute temperature 


Fig. 21—Effect of temperature on the coefficient of 


shear hardening, ' vs. T 
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t 
From fig. 21, the value ot ( =) and the constant 


C are found to be 61 kg per mm* and 0.0476 
deg **, respectively; and the temperature for zero 
shear hardening is 440°K. Thus, from the above 
formula it appears that the apparent shear harden- 
ing at some finite temperature T may be regarded as 
equal to the difference between the “athermal” 
shear hardening, which may be observed directly at 
0° absolute, and a shear softening, which is a result 
of a thermal recovery process occurring during the 
deformation process at finite temperatures. Interest- 
ingly enough, the temperature for zero shear hard- 
ening falls within the equi-cohesive temperature 
range reported by Crussard” for Al (99.995 pct). 

In connection with the dependence of shear hard- 
ening on temperature, fig. 22 shows that the density 
of slip bands at 0.25 pct extension is also found to 
decrease in a parabolic manner with an increase in 
temperature according to the formula, 


| i—c r | [3] 


number of slip bands per millimeter 
at temperature T 


N (N) 
where N 


(N) number of slip bands per millimeter 
at 0° absolute 


Cc constant 
T absolute temperature. 


From fig. 22, the values of (N) and C, are found 
to be 362 bands per mm and 0.0491 deg‘, re- 
spectively. Significantly this constant has the same 
dimension and is very nearly equal to that appear- 
ing in eq 2. Thus the temperature (405 K) at which 
theoretically slip would occur in a very small num- 
ber of bands corresponds closely to that for zero 
shear hardening. 

The marked similarity in the dependence of shear 
hardening and density of slip bands on temperature 
indicates that a high shear hardening coefficient at 
low temperatures is associated with a more wide- 
spread distribution of the deformation by slip. Thus, 
for a given amount of extension the tetal amount of 
shear in each slip band at the low temperature must 
be less than in those at the higher temperatures 
This suggests that there is a maximum amount of 
shear possible within each slip band which is de- 
pendent on temperature and which controls the dis- 
tribution of slip. Furthermore, it is possible that 
above 420 K a large portion of the deformation may 
occur by a mechanism different from what might be 
conventionally referred to as slip 


Summary and Conclusions 


Determinations of critical resolved shear stress 
and coefficient of shear hardening were made at four 
temperatures in the range 77° to 353° K. Both prop- 
erties were found to increase with a decrease in 
temperature and were consistent with the Schmid 
law of critical shear stress governing the initiation 
of the slip process. The density of slip bands also 
was found to increase with decreasing temperature 
in a manner similar to the shear hardening co- 
efficient. This indicates that the high rate of shear 
hardening at low temperatures is associated with a 
more widespread distribution of deformation by slip 
With an increase in the extent of distribution, the 
total amount of shear in each slip band must be less 


JOURNAL OF METALS, SEPTEMBER 1950, TRANSACTIONS AIME, VOL. 188 


i 
| | = 
| 
4 
: 
4 
9 
(=) = (=) 1-C\1 | [2] 
a/ a 


Fig. 22—Effect of temperature on the density of 
slip bands, N vs. T°. 


than in those formed at the higher temperatures fot 
a given amount of extension. This suggests a maxi- 
mum amount of shear within the slip band which 
is dependent on temperature. 

Measurements of slip bands after small extensions 
(0.2 pet) at room temperature showed that an in- 
crease in strain hardening was accompanied by the 
appearance of new glide planes between the ones 
first observed. Plots of the density of slip bands 
against strain or shear stress gave curves showing 
small plateaus or parabolas, which are attributed to 
different orders of imperfection structures of the 
lineage type. In all cases, the first plateau was asso- 
ciated with the end of the Miller “yield-point 
elongation zone.” 

Microscopic observations on the appearance of 
slip bands disclosed that, at the early stages of 
plastic flow, slip manifests itself as segmented lines, 
the ends of which disappear in their paths through 
the crystal. This characteristic of slip was more pro- 
nounced at the lower temperatures 

Experiments on etched and unetched specimens, 
electrolytically polished with a solution of nitric 
acid and methyl alcohol, showed that the resulting 
oxide film did not have a disturbing effect on the 
critical shear stress, nor on the character and dis- 
tribution of slip bands. Several slip systems were 
observed in the plastic deformation of these crystals, 
and their very existence suggests that the slip pro- 
cess is microscopically complex 

An analysis was given of the influence of tem- 
perature upon the critical resolved shear stress, the 
coefficient of shear hardening and the density of 
slip bands. The critical shear stress was found to 
decrease exponentially with an increase in tempera- 
ture, which indicated a value of activation energy 
for plastic flow equal to 300 cal per g-atom, while 
the coefficient of shear hardening and the density of 
slip bands were found to decrease parabolically with 
increasing temperature 
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Equilibrium in the Reaction of Carbon Dioxide 
with Liquid Copper from 1090° to 1300°C 


A study has been made of the equilibrium in the reaction 


of carbon dioxide with liquid copper. The equation for the 
reaction may be written as follows: 


2 Cu (liq) 


CO2 


Cuz O CO 


The equilibrium constant for this reaction was determined 


from 1090° to 1300° C. 


RACTICALLY every metallurgical process in- 
volves, at some stage or another, the contact of 
a metal with a gas. Because of this, gas-metal re- 


actions are of great practical importance and have 


been subjected to numerous investigations 

It has long been recognized that the presence of 
cuprous oxide in liquid copper has an important 
effect on its casting characteristics and physical 
properties. This has led to the desirability of de- 
termining the quantitative relationships between 
cuprous oxide in the liquid copper and the usual 
gases present during processing. Such data are not 
only of practical importance but also of a theoreti- 
cal interest in that they provide a means of apply- 
ing the principles of physical chemistry to prob- 
lems in applied metallurgy 

The object of this investigation was to determine 
the quantitativ 
tween th Last carbon monoxide and carbon di- 


relationship at equilibrium be- 


oxide and the cuprous oxide content of liquid cop- 


per. The reaction and its equilibrium constant may 


be expre ed as follows 


2 Cu (liq) CO, (g) Cu.O CO (g) | 


K 


Here the underlined symbol CuO designates 
cuprous oxide dissolved in liquid copper and (a), 
the activity of the various constituents. The activi- 
ties of carbon monoxide and carbon dioxide are 


assumed to be directly proportional to their re- 
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spective partial pressures and the activities of 
cuprous oxide and copper are taken to be propor- 
tional to their respective mol fractions. The equilib- 
rium constant may then be expressed as follows: 
x Po [2] 


where N mol fraction 


The solubility of carbon monoxide and carbon 
dioxide in liquid copper is a rather controversial 
subject A review of the literature is given by 
O. W. Ellis.” It appears that carbon monoxide and 
carbon dioxide are both only very slightly, if at all, 
soluble in liquid copper 

Volskii and Slobodskoi determined the equilib- 
rium between carbon monoxide, carbon dioxide, 
and liquid copper at 1100°C. Their results show a 
higher cuprous oxide content for a given CO/CO 
ratio than found in the present work. The system 
hydrogen, water vapor, and liquid copper was in- 
vestigated by Allen and Hewitt’ over the tempera- 
ture range of 1090° to 1350°C. Equilibrium values 
for the system carbon monoxide, carbon dioxide, 
and liquid copper calculated from these data agree 
reasonably well with the present work. 
Materials and Procedure 

The copper used was oxygen free, designated as 
OF and analyzed as 99.98 pct copper with no ap- 
preciable amount of any one impurity based upon 
spectrographic determinations. The carbon dioxide 
was cylinder gas averaging about 99.95 pct CO, with 
air as the major impurity. The carbon monoxide 
was produced by passing carbon dioxide over 
heated charcoal. Alundum combustion boats were 
used as containers for the liquid copper. No appre- 
ciable reaction took place between the copper and 
the alumina. This was evident from the fact that 
the copper sample after a run did not ordinarily 
idhere to the bottom of the boat and that the 
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Fig. 1—Diagram of apparatus. 


1. Flowmeter. 5. Alundum beat. 
2. Refractory tube. 6. Thermocouple. 
3. Furnace. 7. Gas analysis. 
4. Refractory packing. 8. Exhaust. 


alumina showed no indication of appreciable at- 
tack, only slight discoloration 

The general experimental procedure involved 
passing, at a given temperature, a constant mixture 
of carbon monoxide and carbon dioxide over the 
liquid copper until equilibrium was established. A 
schematic diagram of the apparatus is shown in fig. 
1. Carbon dioxide gas from two tanks was passed 
as separate streams through suitable drying trains. 
One of the carbon dioxide streams then was taken 
through a flow meter and to the reaction furnace. 
The other stream of carbon dioxide was passed 
through a charcoal furnace, a mechanical separator 
to remove entrained dust, a drying train, a flow 
meter and then, forming a common stream with the 
gas from the other tank, to the reaction furnace. 
The rate of gas flow through the charcoal furnace 
and its temperature could be readily adjusted to 
give the desired carbon monoxide content in the 
final gas mixture. The entrance end of the reac- 


~ 


| 
| 


Fig. 2—Effect of gas composition on cuprous oxide 
content of copper at various temperatures. 


tion furnace tube was packed with refractory mate- 
rial to preheat the gases. Temperature was meas- 
ured with a platinum—platinum-rhodium thermo- 
couple positioned over the center of the alundum 
boat and was controlled in general within +2°C 
during a run. A special bulbed gas burrette’ was 


connected to the exit gas stream permitting gas 
analysis to be run at will. The system was main- 
tained under slight positive pressure. 

In making a run, 30 g of copper suitably cleaned 
was placed in an alundum boat which was inserted 
into the cool end of the furnace tube. Gas flow of 
the desired analysis was started and allowed to 
flush out the system while the reaction furnace was 
being brought to the desired temperature. The 
sample was then pushed into the furnace. Tempera- 
ture and gas analysis were checked continually 
throughout the run but were recorded only at defi- 
nite intervals. After the desired time at tempera- 
ture had elapsed, the sample was moved to the air- 
cooled section of the furnace tube, where it rapidly 
solidified. The sample was allowed to remain in 
contact with the furnace gases until it reached a 
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Fig. 3—Effect of temperature on equilibrium constant 
K = Neuo X Peo 
[Nel X Poo 


convenient handling temperature and then was 
quenched into water. A typical run is shown in 
table I 

The oxygen contents of the copper samples were 
determined by absorbing and weighing the H.O 
formed in the standard hydrogen reduction method.” * 
The analytical results were further checked by de- 
termining the decrease in weight of the copper 
samples. The results obtained by the above two 
methods checked within a +0.001 pct oxygen 
(+0.009 pet Cu.O). 


Experimental Results 


Series of runs were made at 1120° and 1240°C to 
establish the time necessary to attain equilibrium, 
At 1120°C the equilibrium was approached from 
both the low and the high oxygen sides, while at 
1240°C equilibrium was attained from the low oxy- 
gen side alone. These data are given in tables II, 


Table I—Data Obtained during a Typical Run 


Run Time Temp, °€ CO, Pet Pet CuO, Pet 
In 8:15 1,181 
9:15 1.180 1.07 98.923 
10:00 1,180 1.02 98.98 
Out 10:45 1,179 1.06 98.94 


Ave.1.05 Ave. 98.95 0.210 


Table 1l—Time Necessary to Attain Equilibrium from 
Low Oxygen Side at 1120°C 


Time at 
Temp CO, Pet Pet CuO, Pet K 


Table 111—Time Necessary to Attain Equilibrium from 
High Oxygen Side at 1120°C 


Run Time at 
No Temp CO, Pet CO, Pet CuO, Pet K 
0 1.10 98 90 0.340 
6 30 min 1.10 98.90 0.147 73x 10¢ 
7 1 hr 1.23 98.77 0.115 64x10 
8 2h 107 984.93 0.104 50x 10" 
9 4hr 130 98.70 0.109 64x 


Table [1V—Time Necessary to Attain Equilibrium from 
Low Oxygen Side at 1240°C 


Time at 
Ne Temp CO, Pet CO... Pet CaO. Pet K 


9914 
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4 2 hr 116 103 56x10 28 91, hr 99.35 0472 10 
0.101 53x10 29 99 28 0.424 13.7 x 10 
2s 4 hr 071 99 29 051 164x 10 
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Run Temp, co, 
Pet 


l 1.53 
ll 1,090 1.57 
12 1.090 1.58 
13 1,090 1.59 
3 1,120 120 
4 1,120 1.16 
5 1,120 94 
7 1,120 1.23 
8 1,120 107 
1,120 1.30 
1,150 
15 1,150 1.05 
16 1.150 09 
17 1,150 1o! 


Table V—Summarized Equilibrium Data 


to 1300°C 
co. Cao, 
Pet Pet 
98.47 0.040 
98.43 0.097 
98 42 0.056 
98.41 0.067 


98.80 
98.84 


1.240 
27 1.240 0 
240 72 


1.00 22 
250 

‘ oo 
4.7 
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17700 
5.22 


that 
with equal ease from either the low or high oxygen 
hr. At 


times greater than those at 


ly 1 


0.103 
0.101 
0.009 
0115 
0.104 
0.109 


0.184 


0.150 


1120 C, equilibrium was attainec 


results, the 


The equilibrium constant 
temperature range from 1090 
of the 


content of the gas phase 


ect 


of the 


from 1090° 
K In K 
28x 10 12.79 
69x 10 11.88 
40x10 12.43 
48x10 12.25 
Ave 12.34 
10 12.09 
53x 10 12.15 
9.7x 10 
64x 10 11.96 
50x 10 12.21 
44x10 11.96 
Ave 12.07 
69x 10 11.88 
71x10 11.86 
76x 10 11.79 
86x 10 11.66 
Ave 11.80 
94x10 11.58 
9ix 10 11 61 
O5x 10 11.46 
99x10 11.52 
11.54 


24x10 11.30 
11.1x 10 11.41 
12x 10 11.40 
20x10 11.33 
A 11.36 

0 11.19 

x 10 11.19 

x 10 1.20 


Ave 10.80 

222x 10.72 
Lax 10 10.36 
24x10 10.34 
x 10 10.38 

\ 10.45 


III, and IV. The values of the equilibrium constant 
equilibrium was reached 


1240 C, with final 


in less than 1 hi 
time at tempera- 


runs was set at 24s 


1240 C and at 1%, hr at 


Was 


determined in the 


to 1300°C at 30°C in- 


e data is shown in tavle 
reaction in most of this tem- 
to impose experimental 


limitations on the opportunity o 


The 


and the 
content of the copper had to be held in such a range 
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oxide contents in the ga 
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Table Vi—Comparison of Results for In K 


Volskii 
and 
Slobodskoi 


1950 


TRANSACTIONS AIME, VOL 


desirably high oxygen values in the copper, would 
appreciably effect the degree of error in determining 
the gas composition. Similarly relatively high 
carbon monoxide contents in the gas phase would 
result in oxygen values too low for reasonable ac- 
curacy as indicated in run 5. At the higher tempera- 
tures the gas composition was varied over the ap- 
proximate range of 1 to 5 pet carbon monoxide. 
The cuprous oxide content of liquid copper for vari- 
ous gas compositions and at several temperatures 
was calculated from the equilibrium constants and 
is shown in fig. 2. 

The average values for In K, at each temperature 
are plotted against the reciprocal of the absolute 
temperature in fig. 3. The data give a reasonably 
straight line from which the value of AH for reac- 
tion 1 is found to be 34,800 cal per g mol of cuprous 
oxide. 

Comparison of Results 

The value of AF,° for reaction 1 may be computed 

from the data of Allen and Hewitt" as follows: 


2 Cu (liq) + H.O (g) Cu.O + H, (g) AF 
[3] 

H.O (g) lo O. (g) + (2) AF ,° 
[4] 


CO, (g) = CO(g) +%0O.(g) AF 
[5] 
Then AF 


The values of AF,’ and AF,” were computed from 
the free energy equations for these reactions.” The 
values of In K, obtained in this investigation are 
compared with those calculated from Allen and 
Hewitt’s data in table VI. The value of In K, at 
1100°C computed from the data of Volskii and 
Slobodskoi is also shown. There is no apparent ex- 
planation for the discrepancy between the value at 
1100 C obtained in this investigation and that ob- 
tained by Volskii and Slobodskoi. On the other 
hand, the values obtained in this investigation agree 
reasonably well with those calculated from the data 
of Allen and Hewitt 
Summary 

1. The equilibrium for the reaction 2 Cu (liq) 

CO. (g) Cu.O + CO (g) has been determined 
over the temperature range of 1090° to 1300°C 

2. The heat of reaction over this temperature 
range was found to be 34,800 cal per g mol of 


cuprous oxide 
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HIS paper describes (1) the effect of sodium on 
the tensile ductility of magnesium-lithium base 
alloys, and (2) the precautions necessary to avoid 
sodium contamination. 
Effect of Sodium on Properties 


The harmful effect of sodium in magnesium- 
lithium base alloys has been recognized by other in- 
vestigators. However, quantitative data on its 

J. H. Jackson, P. D. Frost, A. C. Loonam, L. W Eastwood, and 
C. H. Lorig: Magnesium-Lithium Base Alloys—Preparation, Fabri- 
cation, and General Characteristics Trans. AIME 185, 149-168 
Jnl. Met. (Feb. 1949) TP 2534E 

2 W. Hume-Rothery, G. V. Raynor, and E. Butchers: Equilibrium 
Relations and Some Properties of Magnesium-Lithium and Mag- 
nesium-Lithium-Silver Alloys. Jnl. Inst. Metals. (1945) 71, 589-601 
effect have not hitherto been published. 

The effect of sodium on the ductility of an 87 pct 
Mg-9 pct Li-4 pct Zn alloy is shown in fig. 1. The 
sodium was introduced by adding sodium chloride 
to the flux, which consisted of 50 pet LiCl-50 pct 
KCl. Moderately high ductility was obtained at an 
indicated sodium content of about 0.05 pct. Actu- 
ally, the value probably was less than 0.05 pct, be- 
cause analyses of the lithium, which were more 
accurate than those of the alloy, indicated that the 
highest ductility was obtained when its sodium 
content was 0.02 pct or less. In fact, in alloys hav- 
ing somewhat greater strength than this particular 
composition, the sodium content of the lithium must 
be under 0.01 pct to avoid embrittlement. 

The effect of sodium on the ductility of several 
alloys having fairly low strength levels is shown in 
fig. 2. These alloys were melted with a flux contain- 
ing 75 pet LiCl-25 pet LiF, to which various quan- 
tities of sodium chloride had been added. Sodium 
had no significant effect in pure magnesium but 
markedly decreased the ductility of the magnesium- 
lithium-zine alloy, even though the alloy contained 
only 3 pet Li. As the lithium content of the binary 
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The Effect of Sodium Contamination on 
Magnesium-Lithium Base Alloys 


by P. D. Frost, J. H. Jackson, A. C. Loonam, and C. H. Lorig 
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alloys was increased, the ductility of the sodium- 
free alloys also increased. However, the effect of 
sodium on ductility became progressively more 
pronounced. 

Sodium raised the minimum hot-rolling tempera- 
tures, particularly those of the high-strength alloys, 
but its effect, in this respect, was less critical than its 
effect on tensile ductility. For optimum cold roli- 
ability, a low-sodium content was required. No 
deleterious effect of sodium on the stability of 
properties at slightly elevated temperatures was 
found. 

Control of Sodium in the Alloys 


Optimum ductility is obtained in the magnesium- 
lithium base alloys when sodium-free materials are 
used. Commercial lithium was formerly the chief 
source of contamination. Now purified lithium is 
usually available. When lithium of ordinary purity 
is used, the effects of sodium can be minimized by 
using a flux consisting of 75 pet LiCl-25 pet LiF. 
Bubbling nitrogen through the meit also helps re- 
move sodium. 

The damaging influence of sodium on the ductility 
of the magnesium-lithium base alloys was observed 
very early in the alloy development program. The 
discovery came about as a result of chemical anal- 
yses made on the lithium used in the alloys. Ductile 
alloys had been made from lithium containing about 
0.2 pct Na, whereas the lithium used in the brittle 
alloys contained about 0.9 pet Na. 

The first magnesium-lithium alloys were melted 
under commercial fluxes ordinarily used in melting 
magnesium alloys. These fluxes were unsuited for 
scavenging the contaminating sodium, and the re- 
sulting alloys were not ductile. Next, a flux con- 
taining 50 pet KC1-50 pet LiCl was tried. This was 
somewhat more effective but still was not satisfac- 
tory. After a number of different experimental 
fluxes had been investigated, one containing 75 pet 
LiCl-25 pct LiF was adopted. This flux made it 
possible to obtain good ductility in the alloys. The 


Table I. Effect of Melting Flux on Mechanical Prop- 
erties of an 87 pet Mg-9 pet Li-4 pet Zn Alloy* 


duc- 
Elonga- Viela Tensile 
Flex tien, Ares. Strength, Strength, 
Pet Pet psi psi 
Commercial 8.0 25,100 29.300 
50 pet KCI and 
50 pet Licl 8.5 15.0 25.800 10,200 
75 pet LiCl and 
25 pet LiF 3.5 62.4 26.900 11.500 
Commercial-purit elting materials were used. The sodiur 
mtent of the thiur “wa 09 pet Test dat were averaged fror 
for A 
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Fig. 1—Effect of sodium content on ductility of 
an 87 pet Mg-9 pet Li-4 pet Zn alloy. 


effects of the three types of fluxes on the tensile 
properties of an alloy containing 87 pet Mg-9 pct Li- 
4 pet Zn are shown in table I. To obtain maximum 
ductility it was necessary to use the LiCI-LiF flux 
in quantities weighing at least 35 pct of the metallic 
charge 

Other methods of reducing the sodium content of 
the 87 pct Mg-9 pct Li-4 pct Zn alloy were also 
found. The effect of one of these methods, bubbling 
nitrogen gas through the melt, is shown in fig. 3. In 
this experiment, three heats of this alloy were pre- 
pared from lithium which showed, respectively, low, 
intermediate, and high sodium analyses. The heats 
were melted with the 50 pet LiCl-50 pet KCI flux 
Nitrogen was bubbled through the melt for a pre- 
determined length of time and part of the heat 
poured off. Then the bubbling was resumed and the 
process repeated. The ductility of the extruded al- 
loy depended upon the lithium used and the dura- 
tion of the nitrogen treatment. Thus, nitrogen, 
bubbled through the melts for 5 min, had a beneficial 
effect on the ductility of the two least ductile alloys 
but no significant effect on the low-sodium alloy 
When nitrogen was bubbled through the melts for 
20 min, the less ductile alloys were improved suffi- 
ciently to compare favorably with the most ductile 
alloy Detailed tests showed that a minimum bub- 
bling period of about 20 min was required for opti- 
mum ductility, but that a 30-min period afforded 


no significant advantage. Other gases, such as argon 
or chlorine, were of some benefit but were not so 
effective as nitrogen 

Also of interest in fig. 3 is the effect of holding a 


graphite rod in a heat of the 87 pet Mg-9 pct Li- 
# pet Zn alloy. The mechanism by which the 
graphite rod improved the ductility of the allov was 
not investigated. It would appear that sodium was 
absorbed by the graphite 


| 


i 


Fig. 2—Effect of sodium content on ductility of 
various alloys. 


Of the devices described above for controlling the 
sodium content in the magnesium-lithium base al- 
loys, the most convenient and most effective was the 
use of the 75 pet LiCl-25 pct LiF flux. However, 
as higher strength alloys, which were more sensi- 
tive to sodium contamination, were developed, this 
flux was no longer adequate for reducing the sodium 
content to the value where the ductility of the 
alloys was no longer impaired. It became necessary 
to purify further the commercial lithium before 
using it in alloys. This was accomplished by dis- 
tilling the sodium from the lithium at temperatures 
around 1200 F and pressures of 0.03 mm of mercury 
By this method, the sodium content of the lithium 
was reduced to 0.01 pct or under. 

When alloys were prepared from lithium of this 
low-sodium content, the purity of the lithium chlor- 
ide-lithium fluoride flux was an important factor. 
In some instances, it was better to eliminate the flux 
and to substitute an argon atmosphere instead to 
secure Maximum ductility. Melting by this method 
is, of course, less convenient than melting in an open 
crucible with flux. Furthermore, it is more difficult 


Fig. 3—Effect on ductility of bubbling nitrogen 
gas through or holding graphite rod in 87 pct 
Mg-9 pet Li-4 pet Zn alloy. 


a. Low-sedium alloy 
b. Intermediate sodium alloy 
¢. High-sedium alley 


to produce ingots free from dross inclusions when 
flux is not used. For these reasons, the majority of 
the alloys were melted with flux and considerable 
care was taken that only low-sodium materials 
were used 
Summary 

Magnesium-lithium base alloys are embrittled by 
very small amounts of sodium. Purification of 
lithium and selection of fluxes to minimize sodium 
contamination are required for high-quality alloys. 

When purified lithium is not available, reduction 
of the sodium content of the alloys can be accom- 
plished by the use of a suitable flux or by bubbling 
nitrogen through the melt. Holding a graphite rod 
in the melt is also effective 

The best quality alloys are produced by using 
purified lithium and low-sodium flux ingredients 
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The Structure of Intermediate Phases in Alloys 
of Titanium with Iron, Cobalt, and Nickel 


The crystal structure of the intermediate phases in the binary systems 


of titanium with iron, cobalt, and nickel has been studied and the results 
compared with those previously published. The phases of the Ti,.X type 
are face-centered cubic with 96 atoms per cell, and the TiX phases are 
body-centered cubic. TiFe. and TiCo. are hexagonal but not isomorphous. 


ARTIAL phase diagrams of titanium with iron, 
cobalt, and nickel have been established by pre- 
vious investigators. These diagrams seem to be 
reliable, at least for concentrations of titanium 
ranging from 0 to about 50 at. pet. More recently, 
Long and his collaborators have presented a tenta- 
tive titanium-nickel diagram covering the titanium- 
rich side.“ These various studies indicate that in 
each system three intermediate phases exist and 
correspond to the compositions Ti,.X, TiX, and TiX 
(or TiX,). The purpose of this paper is to review 
the available information on the crystal structure 
of these phases and to give the results of additional 
X-ray diffraction studies 


Previous Work 


A summary of the work of Wallbaum and his col- 
laborators ‘ is presented in table I. The first inter- 
mediate phase on the titanium-rich side of the 
three systems, with iron, cobalt, and nickel, is of 
the Ti.X type and has a face-centered cubic struc- 
ture. Although it is stated that the unit cell contains 
96 atoms,’ no lattice parameters are given. The 
second phase is centered around the compositions 
TiX for the three systems. The crystal structure of 
this phase is mentioned in a short note’ as being 
body-centered cubic (CsCl type), but no parameters 
are given. 

The analogy between the three systems, which is 
perfect as far as the two phases of the type Ti.X 
and TiX are concerned, disappears at the titanium- 
poor end of the diagrams. In the system titanium- 


The nickel-rich phase has the composition TiNi, and is hexagonal. 
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iron, TiFe. has an hexagonal (MgZn, type) struc- 
ture with the parameters given in table I. The 
existence of TiFe, has also been reported” (table I) 
but was questioned by other investigators’ and is 
also refuted by the present study. 

In the system titanium-cobalt, a phase corre- 
sponding to the composition TiCo, has been investi- 
gated by Wallbaum and Witte" who claim that the 
structure is cubic (MgCu, type) for alloys slightly 
deficient in cobalt and hexagonal (MgNi, type) for 
alloys slightly deficient in titanium. The parameters 
of the two phases are given in table I. In the sys- 
tem titanium-nickel, the nickel-rich phase corre- 
sponds to the composition TiNi, and has been de- 
scribed as hexagonal with the parameters given in 
table I 

The present investigation was initiated for the 
purpose of filling in the gaps in the knowledge con- 
cerning the structure of the various phases sum- 
marized in table I. Since the titanium used by 
Wallbaum and his collaborators was only 95 pct 
pure, it was found desirable to redetermine the 
lattice parameters of the alloys prepared with a 


POL DUWEZ and JACK L. TAYLOR, Members 
AIME, are Associate Professor of Mechanical Engineer- 
ing and Chief of the Materials Section, and Research 
Engineer, respectively, Jet Propulsion Laboratory, 
California Institute of Technology, Pasadena, Calif. 

AIME Chicago Meeting, October 1950. 

TP 2922 E. Discussion (2 copies) may be sent to 
Transactions AIME by Dec. 15, 1950. Manuscript re- 
ceived April 14, 1950; revision received July 10, 1950. 


2 
rae 
ue 
| 
| 
} 
| 
Py im 
ae 
of 


Previous Publications 


TiFe FCC. 96 atoms per cel! 
Ti.Co no parameters (ref. 5 
TigNi 
TiFe BCC. A> type (CsCl) 
Tico no parameters (ref. 5 
TiNi 
Tife Hexag. Cy, type (MgeZn 
12 atoms per cell. a 77 
‘ 7.79 ca 1.633 
(ref. 2) 
TiFe Tetrag. Dow type ‘TiAl! 
16 atoms per cell a 5.19 
8.15 ca 157 
tref. 8 
TiCo Hexag. Cm type (MgNi 
(Co rich) 24 atoms per cell a 715 
< 15.37 ea 1.57 
‘ref. 6 
TiCo Cubic Cy type (MgCu 
(Co poor 24 atoms per cell a 6.691 
ref. 6 
TiNi Hexag. Dow type (TiNi 
16 atoms per cel 1 5.096 
« 8.304 ce 1.630 


ref 


metal of higher purity. Hence, all the alloys, in- 
cluding those for which previous work was ap- 
parently very complete, were reinvestigated. 


X-ray Diffraction Technique 


The metals used in preparing the alloys were re- 
ceived from various sources (table II). Spectro- 
graphic analyses were obtained for the iron, cobalt, 
and nickel powders. The approximate analysis given 
for titanium in table II is typical for the Bureau of 
Mines titanium powder 

Most of the alloys were prepared by powder 
metallurgy methods. The metal powders were 
mixed in suitable proportions and then compacted 
in a cylindrical steel die ‘42 in. in diam, under a 
pressure of 80,000 psi. The compacts, about '4 in 


Table I. Source of Supply and Analysis of 
Raw Materials 


Metal seurce of Supply Analysis 
Tita im U.S. Bur. Mine 0.15 pet Fe 0.005 pet Si 
0.20 petMe 01-02 petO 
0.036 pet Ca O.7 pet H 
ken from ref. 4 
1 Carb ' pel 0.05 pet Si Traces of 
cr esH 1 Ire 0.05 pet M Cu, Mo, Ti 
0.05 pet Ca and 
0.01 pet N 
Cot 0 pot N we 
0 pet Ca Me, Mn, Cu 
0.05 pet Si wnd A 
pet Fe 
N I ‘ N elf | pet Ca Trace f 
0.05 pet Si M and 
pet Fe 
thick, were then sintered at various temperatures 


for various lengths of time (table III). The sinter- 
ing was done in a molybdenum-wound furnace 
placed inside the vacuum bell jar of a glass-coating 
vacuum unit. The pressure maintained during sin- 
tering was 10° mm of Hg or less 

The alloys rich in titanium (type Ti.X) and those 
poor in titanium (type TiX, or TiX,) were homo- 
geneous after sintering, the criterion for homo- 
genietv being that all the reflections in the X-ray 
diffraction pattern were sharp and checked the 
spacings of the expected single phase The alloys 


Table I. Crystal Structure Data for Ti (Fe, Co, Ni) Compounds 


1174—JOURNAL OF METALS, SEPTEMBER 1950, TRANSACTIONS AIME, VOL. 188 


This Investigation 


FCC 11.305. 96 atoms per ceil 
FCC. a 11.283. 96 atoms per cell 
FCC il 


310. 96 atoms per cell 


BCC A, type). a 2.969. 2 atoms per cell 
BCC Ay type’. a 2.988 atoms per cell 
BCC. (A, type). a 2.980. 2 atoms per cell 


Structure confirmed 
4.769. « 7.745. ca 1.624 


No evidence of the existence 
of this phase 


This structure confirmed for both 
Co rich and Co poor phases 

a 7206 15.392. c/a 3.261 
No evidence for the existence of 
this structure 


Structure confirn 
093 8 


1ed 
a 5 276. ca 1.625 


containing equal atomic proportions of titanium 
with iron, cobalt, or nickel (type TiX) were not 
homogeneous after sintering under the conditions 
indicated in table HI. When the sintering tempera- 
ture was increased, local melting of the specimens 
took place. This melting probably occurred in re- 
gions of the specimen where the composition cor- 
responded to that of a low melting point eutectic in 
the phase diagram. 

In order to avoid these difficulties, the alloys of 
the TiX type were first sintered at rather low tem- 
perature and then melted in a small thoria crucible 
in an atmosphere of pure helium. The crucible, 
about 44 in. ID and 1 in. high, was placed inside 
another crucible of tungsten, about 34 in. ID and 
114 in, high. The tungsten crucible was heated by 
induction. Melting of the specimens TiFe, TiCo, and 
TiNi occurred in a range of temperature from 1400 
to 1550°C. As soon as melting was observed, the 
power was shut off in order to minimize the reac- 
tion between the molten alloy and the crucible. 
Only a slight reaction was noticed for TiFe and TiNi, 
but TiCo proved to be very corrosive and several 
melts had to be made before a satisfactory speci- 
men was obtained. 

The X-ray diffraction measurements were carried 
out with a 14.32 cm powder camera, using Ka cobalt 
radiation and also Ka copper radiation for additional 
measurements on the titanium-nickel alloys. The 
film mount in the camera was the asymmetrical 
type; hence the exact diameter of the camera and 
the actual shrinkage of the film were not required 
for computing the interplanar spacings. Since an 
accuracy In lattice parameter measurements greater 
than 1 part in 2000 was not sought, no corrections 
were applied for absorption and eccentricity of the 
specimen 


Results: Ti.Fe, Ti,Co, and Ti.Ni Phases 


The X-ray diffraction patterns of these three 
phases were readily interpreted on the basis of a 
face-centered cubic lattice. A list of interplanar 
spacings for Ti.Ni is given in table IV. The inter- 
planar spacings for Ti,Fe and Ti.Co were practically 
the same as those given in table IV for Ti.Ni and the 
difference could be noticed for only high values of 
(hkl). The lattice parameters of the three phases 


Com- 
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3 
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were computed from these high (hkl) back-reflec- 
tion lines, using the least-square method, and are 
given in table I. The density of the three phases 
Ti,Fe, Ti,Co, and Ti,Ni were 5.49, 5.64, and 5.77 re- 
spectively, from which the number of molecules per 
cell was computed to be approximately 32 (96 
atoms). 

Because of the almost equal size of the iron, co- 
balt, and nickel atoms, it is not surprising that the 
lattice parameters of the three isomorphous phases 
of the Ti,X types are very nearly the same. These 
lattice parameters, however, do not decrease in the 
sequence iron, cobalt, nickel, which would be ex- 
pected on the basis of the atomic diameter of these 
three elements. This case is not unusual. A similar 


Table UI. Data on Preparation of Alloys 


Alley Treatment 

TiFe Sintered 4 hr in vacuum at 1000°C 

Ti.Co Sintered 4 hr in vacuum at 1000°C 

TigNi Sintered 4 hr in vacuum at 925°C 

TiFe Sintered 4 hr in vacuum at 1000°C; melted in thoria 
crucible in helium atmosphere; then homogenized 
for 24 hr at 1000°C in evacuated fused silicon tube 

Tico Sintered 4 hr in vacuum at 875°C; then same as 
TiFe 

TiNi Sintered 4 hr in vacuum at 800°C; then same as 
TiFe 

TiFe Sintered 4 hr in vacuum at 1000°C 

TiCo, Sintered 4 hr in vacuum at 1000°C 

TiNig Sintered 4 hr in vacuum at 925°C 


example is found in the three compounds AlFe, 
AlCo, and AINi, for which the iattice parameters 
decrease in the order iron, nickel, and cobalt 

The similitude in the unit cells of the three phases 
Ti.Fe, Ti,Co, and Ti.Ni leads to the conclusion that 
these three phases will most probably form an un- 
interrupted series of solid solutions. Consequently, 
iron, cobalt, and nickel probably will replace each 
other in all proportions in a phase of the form 
Ti.(Fe, Co, Ni). It follows that in the ternary di- 
agrams involving titanium with any two of the 
three elements, iron, cobalt, and nickel, the titan- 
ium-rich corner may be considered as a pseudo 
ternary system between titanium and two of the 


222 3.26 w 
400 2.83 vw 
331 2.59 w 
22 2.31 m 
333-511 2.175 
440 2.00 m 12,00-884 
1.91 vw 11,51-777 
442-600 1.88 w 12,22-10.64 
622 1.72 w 11,53-975 
444 1.63 w 12.40 
551-711 1.59 w 10.82 
642 1.51 w 13,11-11,55-11,71-993 
553-731 1.472 w 11,73-13,31-977 
800 1.413 vw 13,33-955 
733 1.382 w 888 
660-822 1.334 m 13,51-11,75 
555-751 1.305 w 14,20-10,86 
911-753 1.242 vw 14,22-10,10,2 
842 1.234 w 12,80 
931 1.185 vw 
933-771-755 1.156 m 
5 1.109 vw 


* The kx 


Table IV. Interplanar Spacings of Ti,Ni, TiFe., TiCo., TiNi, 


unit is defined on the basis of the Siegbahn scale of X-ray wave lengths. s 
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three compounds, Ti.Fe, Ti,Co, or Ti,Ni. It is prob- 
able that these three pseudo ternary systems will 
exhibit a great degree of similarity 

TiFe, TiCo, and TiNi Phases 

The results of X-ray diffraction measurements 
confirmed the fact that these three phases have the 
body-centered CsCl type cubic structure with the 
parameters given in table I. As explained before, it 
was necessary to melt these alloys in order to ob- 
tain a homogeneous phase. In spite of this pre- 
caution, a few extra lines were still present in the 
powder patterns. These lines were very weak, how- 
ever, and were identified as being the strongest lines 
of the Ti.X phase. As a result of the presence of a 
small amount of Ti.X, the TiX phase may have been 
slightly deficient in titanium. Since no attempt was 
made to determine accurately the width of the TiX 
phase, the lattice parameters given in table I may 
vary with composition. 

The possibility of having an ordered structure in 
the three phases of the TiX type was investigated 
by maintaining specimens sealed in evacuated 
quartz tubes for 10 days at 650° and at 800°C. Al- 
though no noticeable reaction was found due to 
contact with silica, the powder used for diffraction 
studies was taken from the center portion of the 
specimens. After each of these treatments, the 
TiCo phase still had the disordered body-centered 
cubic structure. Additional heat treatment of 20 
days at 540°C also failed to induce ordering. The 
TiFe phase behaved quite differently. After the 
800°C treatment the structure was still disordered 
body-centered cubic, but after the 650°C treatment 
the phase had decomposed into a mixture of TiFe 
and Ti.Fe. A similar phenomenon was observed for 
the TiNi phase, except that the decomposition into 
Ti.Ni and TiNi, took place in the specimens heated 
at both 800° and 650°C 

From these somewhat cursory experiments it ap- 
pears that the TiCo phase is stable down to at least 
540°C, but both TiFe and TiNi are stable only at 
high temperature. TiFe decomposes during cooling 
into Ti,Fe and TiFe,. This reaction takes place be- 
tween 800° and 650 C. TiNi decomposes into Ti,Ni 


Tike TiCe, 


Spacing Spacing 


Spacing 
(ke)? 


14 vw 4.08 vw 
002 3.86 vw 101 1.93 vw 101 9 vw 
101 1.65 vw 004 85 vw 110 5 vw 


205 240 m 206 224 1 085 m 
124 216 w 211 1 402 | 1.066 m 
220 191 m 21 1 207 1.044 w 
312 098 w 214 1 008 1.036 w 
313 048 w 300 1 403 1.025 w 
41 024 10,11-216 1 404 0.9723 vw 
224 1.016 w 209 1 26-412 0 9375 vw 
402 0.9983 vw 04 -00.12 1 405 0.9182 vw 
0.9872 vw 217 1 42! 0.8288 vw 
306-320 0.9466 w 20,10 1.229 vw 422 0.8174 w 
410 0.9023 vw 220 1.181 m 42 0.7975 vw 


0.7767 vw 


strong, m medium, w weak, vw 


: 

Pine 

> 

| 
wy Spacing Spacing 
(kx)* (hkl) (kx)? hkl) (hkl) | 
:: 111 6.53 w 951-773 1.095 vw 
~ 97 vw 666 1.087 vw 
1.019 vw 

0.9836 w 110 t 20K 221 w 

aps 0.9847 w 103 2.19 105 2.41 vw 201 2.13 m : 

EF | 0.9697 w 112 203s 110 | 236w 004 207m 
be 0.9563 vw 201 199s 106 2.17 m 202 | 195 « 
0.9423 m 004 194 w 201-114 2.02 s 203 «| «1.72 w 
0.9330 202 1.82 m 202 1.98 m 122 | 154 vw 
09172 104 1.75 m 107-008 1.93 m 204 1.51 w 
aA 6.9090 vw 203 161 w 203 1.90 w 205 1.327 w ‘ 
Ry! 0.8935 vw 100 1.375 vw 204 1.80 w 220 1.275 m 
| 0.8726 vw 123 1.336 m 108 206 1.171 w 
rhs | 0.8648 w 02 20) 17 , 401 1.093 vw 

0.8456 w 

0.8277 vw 
° 0.8162 vw 
0.8095 vw 
3 0.7997 w 
0.7920 w 
it | 0.7842 w 
4 5-424 
very weak 
As 


and TiNi, during cooling at a temperature which is 
probably above 800°C. 


TiFe,, TiCo,, and TiNi, Phases 


The results obtained on TiFe, confirm the hex- 
agonal (MgZn, type) structure proposed by Witte 
and Walibaum.” The list of interplanar spacings 
with their indexes is given in table IV. The lattice 
parameters (table I) are only slightly lower than 
the previously published values. This decrease in 
lattice parameter may be explained by the difference 
in the purity of the titanium used in each investiga- 
tion (about 95 pct in ref. 1 and 99 pct in the present 
work). 

A study was made of an alloy of the composition 
corresponding to the formula TiFe,, for which a 
tetragonal structure was reported by Jellinghaus.” 
Powder patterns were taken of the specimens after 
sintering and also after annealing for 10 days at 
800° and 650 °C. In all cases, the patterns contained 
the lines of TiFe, and those of iron; hence, there is 
no intermediate phase between TiFe, and the iron 
terminal solid solution. These findings confirm 
these of Witte and Wallbaum 

The investigation of the structure of TiCo, was of 
particular interest because of the findings of Wall- 
baum and Witte’ who assigned the hexagonal (MgNi 
type) structure to an alloy containing 32 1/3 at. pet 
titanium and the cubic MgCu, type structure to an 
alloy containing 35 at. pct titanium. They also show 
schematically how the phase boundaries could be 
located in the titanium-cobalt diagram in order to 
explain this rather unusual behavior. The alloys 
prepared in the present investigation contained 37, 
$5, 33 1/3, and 32 at. pet titanium. The X-ray dif- 
fraction patterns of these four alloys were identical, 
and a typical set of measured interplanar spacings 

given in table IV. All the spacings observed in 
this investigation agree quite closely with those 
given by Wallbaum for the hexagonal (MgNi, type) 
tructure. In fact, quite a number of extra lines 
were observed and were identified as reflections 
from planes of an MgNi, structure. Hence, the re- 
ults of this investigation failed to confirm the ex- 
istence of a cubic (MgCu, type) structure for alloys 
around the TiCo, composition 

No obvious reason could be found for this lack of 
agreement with the work of Wallbaum. The possi- 
bility of mistaking a powder pattern of the MgNi 
type for a MgCu, type, and vice versa, can hardly 
be suggested. It is true that the interplanar spacings 
of cubie TiCo. are very close to some of the spacings 
of hexagonal TiCo However, the relative inten- 


I tw hexag i 
ri th le be the two-structur 
I W t typical structures 
i 1 MeZ t ittices ob 


it rious sequences, 


f ABABAB ABACABAC tor MgNix, and 
ACBACB for MgCu 
sities of the lines are quite different, and the two 
patterns are distinguished easily 

The influence of impurities also may be suggested 
as an explanation for the existence of a cubic form 
of TiCo.. The titanium powder used by Wallbaum 
and Witte contained approximately 5 pet impurities 
If a metal like silicon, aluminum, or magnesium 
were the predominant impurity, a new phase be- 
tween titanium, cobalt, and this unknown impurity 
might have been produced. Unless the impurities 
are known, it is of course impossible to clarify the 
question 


The results of X-ray diffraction studies of TiNi, 
are presented in table IV. All the interplanar spac- 
ings and the relative intensities agree with the 
study of Laves and Wallbaum;’ the structure is 
hexagonal, and the parameters are as given in table 
I. The existence of a phase of TiNi,, instead of 
TiNi,, breaks the otherwise perfect similitude among 
the three systems of titanium with iron, cobalt, and 
nickel. It seems quite certain, however, that TiNi, 
does not exist. Several alloys containing about 66.6 
at. pet nickel were prepared, and, after various heat 
treatments, always yielded a diffraction pattern 
containing the lines of TiNi and TiNi,. 


Conclusions 


The results of this investigation may be sum- 
marized as follows: 

The intermediate phases Ti,.Fe, Ti,Co, and Ti,Ni 
are face-centered cubic with 96 atoms per unit cell. 
The lattice parameters of these phases are very 
nearly the same. 

The intermediate phases TiFe, TiCo, and TiNi are 
body-centered cubic (CsCl type) and have approxi- 
mately the same lattice parameters. 

In the titanium-iron system the intermediate 
phase rich in iron is TiFe,. It is an hexagonal struc- 
ture of the MgZn, type. The existence of a phase of 
TiFe, composition has not been confirmed. 

In the titanium-cobalt system, the intermediate 
phase rich in cobalt is TiCo,. It has an hexagonal 
structure of the MgNi, type. The existence of a 
cubic (MgCu, type) modification of the same phase 
previously reported in the literature has not been 
confirmed. 

In the titanium-nickel system, the intermediate 
phase rich in nickel is TiNi,. It has an hexagonal 
structure specific to this alloy. 
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‘Tin news 


AIME Features ‘Research in Progress’ 
Theme at Metal Congress 


HE Technical program of the American Institute 

of Mining & Metallurgical Engineers at the Na- 
tional Metal Congress and Exposition, Oct. 23 to 27, 
at Chicago, will feature reports of “Research in 
Progress.” These reports will be part of several of 
the regular technical sessions, and a special session 
will be inaugurated as well. Designed to bring to 
light research that is not yet far enough along to 
give any indication of final results or complete de- 
scriptions of methods, processes, or achievements, 
these “Research in Progress” presentations may set 
a new pattern in technical meeting discussions. They 
should prove of benefit to many who have research 
projects underway similar in nature to those dis- 
cussed at the meetings. 


Headquarters of the Institute of Metals Div., AIME, 
will be the Hotel Sheraton during the Metal Show 
week. The technical meetings will be held at that 
hotel. Registration for the AIME technical sessions 
will be conducted prior to the meetings and during 
the entire week. Member registration fee is $2 and 
nonmember fee is $4 

The annual fall dinner and cocktail party will be 
held Tuesday evening Oct. 24, at the Hote) Sheraton. 
Individual tickets will be on sale prior to the affair, 
and complete tables of 10 may be reserved at a cost 
of $50 a table. J. H. Reese, Revere Copper and Brass, 
Inc., 2200 No. Natchez Ave. Chicago 35, will be in 
charge of reservations for complete tables. Obtain 
individual tickets at $5 each at the registration desk, 


Institute of Metals Div. AIME Fall Meeting 
Hotel Sheraton, Chicago 


Tentative Program 


Monday A.M.—Oct. 23 


Plastic Deformation 
B. Averbach, Chairman 
P. Kosting, Secretary 
An Experimental Survey of Deformational and An- 
nealing Processes in Zinc. D.C. Jillson 
Quantitative Stress-Strain Studies on Zinc Single 
Crystals in Tension. D. C. Jillson 
A Study of the Plastic Behavior of High-Purity Alu- 
minum Single Crystals at Various Temperatures 
F. D. Rosi and C. H. Mathewson. 
A Study of Strain Markings in Aluminum. B. R 
Banerjee. 
Research in Progress 
Rolling Textures of Aluminum. H. Hu and Paul Beck 


Monday P.M.—Oct. 23 
Recrystallization and Annealing Textures 
R. Maddin, Chairman 
C. Dunn, Secretary 
Activation Energy for Recrystallization in Rolled 
Copper. B. F. Decker and D. Harker 
Recrystallization Reaction Kinetics and Texture 
Studies of a 50 Iron 50 Nickel Alloy. W. E. Seymour 
and D. Harker 
The Textures of Cold-Rolled and Annealed Titanium 
H. T. Clark, Jr 
Relative Energies of Grain Boundaries in Silicon 
Iron. C. G. Dunn, F. W. Daniels and M. J. Bolton 
Production and Examination of Zinc Single Crystals 
D. C. Jillson 


Research in Progress 


Recrystallization Texture in Aluminum. Paul Beck 
and H. Hu 


Structure of Alloys 
B. D. Cullity, Chairman 
Earl Parker, Secretary 
Solid Solubility of Cementite in Alpha Iron. C. A, 
Wert 
The Structure of Intermediate Phases in Alloys of 
Titanium with Iron, Cobalt and Nickel. P. Duwez 
and J. L. Taylor 
The Alloys of Titanium with Carbon, Orygen and 
Nitrogen. R.1. Jaffee, H. R. Ogden and D, J. 
Maykuth. 


informal Evening Session—Panel Discussion on 
Precipitation Hardening 
Arranged by M. Cohen 


Tuesday A.M.—Oct. 24 


Transformations 
A. R. Troiano, Chairman 
J. B. Hess, Secretary 

On the Martensitic Transformation at Temperatures 
Approaching Absolute Zero. S. A. Kulin and M. 
Cohen. 

Austenite Formation During Tempering and Its Ef- 
fects on Mechanical Properties. E. F. Bailey and 
W. J. Harris, Jr 

The Isothermal Transformation of a Eutectoid Be- 
ryllium Bronze. R. H. Fillnow and D. J. Mack. 

The Ordering Reaction in Cobalt-Platinum Alloys 
J. B. Newkirk, A. H. Geisler, D. L. Martin and R. 
Smoluchowski. 
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Properties of Alloys 
R. M. Parke, Chairman 
V. Pulsifer, Secretary 


The Effect of Alloying Elements on the Plastic Prop- 
erties of Aluminum Alloys. J. E. Dorn, P. Pietrokow- 
sky and T. E. Tietz 

The Properties of Some Mg-Li Alloys Containing Al 
and Zn. R. S. Busk, D. L. Leman and J. J. Casey. 

The Effect of Sodium Contamination on Magnesium- 
Lithium Base Alloys. P. D. Frost, J. H. Jackson, 
A. C. Loonam and C. H. Lorig 

Young's Modulus and Its Temperature Dependence 
in 36 to 52% Nickel-Iron Alloys. M. E. Fine and 
W. C. Ellis 


Tuesday P.M.—Oct. 24 
Metal—Gas Reactions 
M. Bever, Chairman 
T. Leontis, Secretary 
Equilibrium in the Reaction of Carbon Dioxide with 
Liquid Copper from 1090° C to 1300° C. D. J. Girar- 
di and C. A. Siebert 
Hydrogen Solubility in Aluminum and Some Alumi- 
num Alloys. W. R. Opie and N. J. Grant 
The Vapor Pressure of Silver. H. M. Schadel, Jr. and 
C. E. Birchenall 
Composition of Atmospheres Inert to Heated Carbon 
Steel. R. W. Gurry 
The Intermittant Oxidation of Some Nickel-Chro- 
mium Base Alloys. B. Lustman 


Solidification, Thermal Expansion & Ductility 
R. S. Busk, Chairman 
A. J. Smith, Secretary 


Dendritic Crystallization of Alloys. B. H. Alexander 
and F. N. Rhines 

The Supercooling of Aggregates of Small Metal Par- 
ticles. D. Turnbull 

The Thermal Expansion Characteristics of Beryllium 

R. M. Treco 


Thermal Expansion Characteristics of Stainless 
Steels between 300° and 1000° F. D. E. Furman. 
The Ductility of Cast Molybdenum. R. B. Fischer 

and J. H. Jackson. 
Correlation Between Electrical and Thermal Con- 
ductivity in Ni and Ni Alloys. M. E. Fine. 


Wednesday P.M.—Oct. 25 
Technical Session on Research in Progress 
Arranged by M. Cohen 


On the Temperature Dependence of Self-Diffusion 
in Alpha-Iron. I. D. Bakalar. 

Effect of Uniaxial Compressive Stresses on Self-Dif- 
fusion in Alpha-Iron. F.S. Buffington. 

Secondary Recrystallization of Silver. F. D. Rosi. 

Plastic Properties and the Extension of Silver Single 
Crystals. F. D. Rosi 

On the Gamma (259) Planes Habit of Martensite. 
E. S. Machlin. 

The Transition Carbide in Tempered Martensite. 
E. C. Roberts. 


Powder Metallurgy 
F. V. Lenel, Chairman 
J. C. Redmond, Secretary 


A Process for Hot Pressing Beryllium Powder. A. U. 
Seybolt, R. M. Linsmayer and J. P. Frandsen 

The Densification of Pre-reduced Copper Powder 
Compacts in Vacuum and in Hydrogen. C. B. Jor- 
dan and P. Duwez. 


Research in Progress 


Experiments on the Mechanism of Sintering. B. H. 
Alexander and R. Bulliffi. 

Notes on the Powder Metallurgy of Zirconium. H. H. 
Hausner, R. P. Angier and H. Kalish. 

Studies on Control of Growth or Shrinkage of Iron- 

Copper Compacts During Sintering. J. S. Kuzmick 

and E. N. Mazza 


Annual Meeting Paper Deadline 


Oct. 15, 1950 is the deadline for ai! Institute of Metals 
Extractive Metallurgy, and Iron and Steel Division papers 
to be preprinted for the Annual Meeting to be held in 
St. Louis, Feb. 19 to 22, 1951 

Metals Branch activities at the Annual Meeting will 
be at the Hotel Statler, despite the fact that the head 
juarters hotel for the entire meeting will be the Hotel 
Jefferson 


Membership Drive Opened by 
Every Member Canvas for Prospects 


July reports indicate a total of 102 new members 
udided to AIME rolls, somewhat below what is desired 
but encouraging nevertheless. The letter to members 
from D. H. McLaughlin, AIME president, which was 
the opening shot in the membership drive, yielded 
a good list of excellent prospects, and Ruth Garrett 
who is heading up the headquarters efforts in the 
membership drive, is now processing these prospects 
in an effort to get them to join. One factor that is 
difficult to understand, however, with respect to the 
prospects received from the President's letter is that 
there were very few prospects from the Metals Branch 
The Mining and Petroleum Branches accounted for 
the bulk of such prospects 

The Metals Branch is lagging behind on new mem- 
bers, but this situation should improve somewhat in 
the next two months. Both the Iron and Steel Div 
and the Extractive Metallurgy Div., are getting under- 
way on a concentrated effort to build up the mem- 
bership of the respective divisions. August and Sep- 
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tember reports may reflect this effort. 

It remains, however, up to the individual members 
of AIME to give the membership drive any real 
impetus. Prospective members’ names, sent in by 
present members, will be welcomed, and immediate 
efforts will be made to get them to join. “Aims and 
Activities of AIME,” outlining functions, activities, 
benefits, and advantages of AIME membership, has 
just been revised and will be used in the membership 
solicitation effort. This publication will be sent every 
prospective member so that he can see exactly what 
AIME is and stands for—an outstanding professional 
society of the minerals industries engineers 

Get behind the membership drive! Every member 
get a member. 


AIME Directory for 1950 

One of the most valuable of the AIME’s publica- 
tions—often called the Who’s Who of the Mineral 
Industries—the Directory of members, will be pub- 
lished this fall. Several changes will be made, includ- 
ing the addition of a company listing. To that end, 
inquiries were sent to every member. A large pro- 
portion of these have been returned with the desired 
information 

Another feature will be the listing of members not 
only alphabetically, but by companies in the various 
states. Those not employed by a company, the Gov- 
ernment, or an educational institution will be listed 
according to the city in which they live, as formerly 

The personnel of committees, and the officers of 
Branches, Divisions, and Local Sections will be in- 
cluded. Names and addresses of Student Associates 
will be omitted because much of this information 
will be obsolete by the date of publication 
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Fred J. Meek 


The AIME Annual Meeting will be held in St. Louis, 
Mo., Feb. 19 to 22, 1951, under the General Chairman- 
ship of Howard I. Young. Mr. Young is a director of 
AIME, and president of the American Zinc, Lead & 
Smelting Co. Secretary for the meeting is Fred J 
Meek, Plant Engineer of the American Zinc Co. of 
Ill. The committees have been chosen, and work is 
underway to complete all necessary details 

The major part of the planning will be done by 
members of the St. Louis Section. Papers for presen- 
tation will be selected by the Technical Publications 
Committee. The program schedule will be arranged 
by the Coordinating Committee on Technical Pro- 
gram for the Annual Meeting, under the Chairman- 


General Committee 


W. T. Isbell 

J. W. MacDonald 
John L. McManamy 
Ernest L. Ohle 


G. C. Bartholomees 
O. W. Bilharz 
Gilbert H. Cady 
W. R. Chedsey 
James D. Forrester R. J. Piersol 
O. R. Grawe Verne Pulsifer 
A. P. Green N. A. Stockett 
John M. Thompson 
Finance Committee 


Carl G. Stifel, Chairman 
Jules C. George, Vice-chairman 
Fred W. Green 
Smoker Committee 
Herbert A. Franke, Chairman 
Neal Ham, Vice-chairman 
Bernard F. Desloge G. S. Jenkins 
A. F. Frederickson Gill Montgomery 
Paul R. Hamilton H. LeRoy Scharon 
Clyde S. Smith 
Reception Committee 
Carl Tolman, Chairman 
Curtis L. Wilson, Vice-chairman 
B. F. Murphy 
Victor Rakowsky 
J. H. Steinmesch 
H. L. Walker 
Banquet Committee 
John D. Kerr, Chairman 
Bernard F. Desloge 
H. R. Hanley 
James B. Macelwane 


Elmer Isern 

Harold E. Krueger 
M. M. Leighton 
James B. Macelwane 


H. A. Bell 
Arthur Bevan 


Howard |. Young 


ANNUAL MEETING COMMITTEES 


Jack James 


S. J. Swainson 


Time: February 19 to 22, 1951 

Place: St. Louis, Mo. 

Headquarters: Hotel Jefferson 

Meetings: Hotel Jefferson and Hotel Statler 


ship of S. J. Swainson. Present plans call for a stu- 
dent forum under the guidance of faculty sponsors 
of student chapters. Because of the large program, 
some technical meetings will be held at the Hotel 
Jefferson, and some, including those of the Metals 
Branch, will be held at the Hotel Statler. 


Welcoming Luncheon Committee 
L. P. Davidson, Chairman 


Hotel Committee 
Nat. L. Shepard, Chairman 
Albert J. Frank, Vice-chairman 
F. S. Elfred Mrs. Herbert A. Franke 


informal Dance Committee 
Kenneth A. Phillips, Chairman 
DeWitt Smith, Vice-chairman 
H. E. Butters H. A. Neustaedter 
Mrs. G. L. Spencer, Jr. 


Field Trips Committee 
Edward L. Clark, Chairman 
Norman S. Hinchey, Vice-chairman 
John S. Brown W. D. Keller 
S. S. Clarke R. G. Knickerbocker 
F.S. Elfred J. E. Lamar 
H. E. Gross Arthur Mallans 
H. R. Hanley Harold A. Neustaedter 
Frank H. Reed 


Publicity Committee 

Arthur B. Cleaves, Chairman 

H. E. Butters, Vice-chairman 
O. M. Bishop A. B. Campbell 
John S. Brown Harold N. Underhill 

Student Activities Committee 

Curtis L. Wilson, Chairman 
W. R. Chedsey Charles O. Frush 


Albert J. Frank D. R. Schooler 
A. F. Frederickson 


D. F. Walsh 
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R. A. Quedt 


R. A. Quadt has joined the Hunter Douglas Corp.. 
Riverside, Calif., as director of research and develop- 
ment, aluminum division. He was formerly director 
of aluminum developments, Federated Metals Div., 
American Smelting & Refining Co., Barber, N. J 


A. H. Richards is retiring and will reside in Salt Lake 
City. He was connected with American Smelting & 
Refining Co. for approximately 41 years, and retired 
shortly before Pearl Harbor. During the war years 
he worked with various government agencies. In 
1945 he joined the Reconstruction Finance Corp. as 
consultant and supervising engineer of the Longhorn 
Tin Smelter at Texas City, Texas 


Walter Bonsack has been appointed vice-president 
and director of research for Christiansen Corp., 
Chicago 

Stewart Carpenter left New York on July 27 for 
Chuquicamata, Chile, where he will be assistant 
chief engineer in charge of construction for the new 
ulphide plant, including both a mill and smelter 
He has been in Ajo, Ariz. for the last year, building 
the new Phelps Dodge smelter which went into oper- 


ation this summer 


Neng-Kuan Chen is now a research associate in met- 
allurgy at the Johns Hopkins University, Baltimore 


D. J. Richards has been placed in complete charge 
of all domestic and foreign sales activities for E. F 
Houghton & Co., Philadelphia. He is vice-president 
for that company and will act as director of adver 
tising. He will also supervise activities of the product 
development and sales development departments 


William D. Robertson has joined the faculty of Yale 
University as assistant professor of metallurgy in the 
Hammond metallurgical laboratory He was for 
merly at the Institute for the Study of Metals, Uni 


versity of Chicago 


Andrew E. St. John has been appointed to the sales 
and engineering taff of Barth Smelting Corp 
Newark, N.J. For the past 25 vears he was associated 
with Federated Metals Div.. American Smelting & 
Refining Co 


Marvin L. Stone is now a trainee engineer with J. W 
Mecom, Houston 


Mat J. Meinen has resigned his position with Cru- 
cible Steel Co., Midland, Pa 
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A. H. Richards 


Alvin S. Cohan is now associated with the Journal 
of Metals as assistant editor. He was formerly re- 
search metallurgist for the American Electro Metal 
Corp., Yonkers, N. Y. 


Stephen M. Gill is presently employed by General 
Electric Co., Richland, Wash. at the Hanford atomic 
energy project 


Harry T. Graham has been appointed general sales 
manager of the General Refractories Co., Phila- 
delphia 


Perry G. Harrison of the M. A. Hanna Co., has been 
elected to the board of directors of the Wheeling 
Steel Corp. 


Ernest G. Jarvis, president, Continental Copper & 
Steel Industries, Inc., has been elected a director of 
the American Crucible Co., which is associated with 
the Seymour Mfg. Co., Connecticut 


J. F. Kuzmick former manager of the metal powder 
department has resigned from Ekstrand & Tholand 
to become president of the recently organized 
Welded Carbide Tool Co., Clifton, N. J. He will con- 
tinue his activities in the powder metallurgy field 
in a consulting capacity 


Harold Meese is now an assistant professor in the 
metallurgical engineering department, Michigan Col- 
lege of Mining & Technology, Houghton, Mich 


Pierce J. Miller is presently employed as a metallur- 
gist with the Matthiessen & Hegeler Zinc Co., La 
Salle, Ill 


Victor A. Phillips was awarded the Doctor of Engin- 
eering degree of Yale University. In October he will 
join the staff of the British Non-Ferrous Metals Re- 
search Assn., London. He is presently a member of 
Dr. E. Orowan's staff at the Cavendish Laboratory, 
Cambridge 


Arthur B. Tesmen has been appointed sales engineer 
for the Tempil Corp., New York. Before joining 
Tempil Corp., Mr. Tesmen was with North Ameri- 
can Philips Co., Inc., in charge of sales service, 
promotion and development of welding products 


Everett Wick has joined the National Lead Co., Ni- 
agara Falls, N. Y. as a junior metallurgist in the 
Titanium Alloy Div 
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Obituaries 


Edwin T. Henderson (Member 1905), former metal- 
lurgist, has died. He was born on March 26, 1877, at 
Adelaide, South Australia. He obtained his technical 
education at the South Australia School of Mines. In 
1898 he obtained the associateship in mining and 
metallurgy and following graduation he joined the 
Broken Hill Proprietary Co. as chief chemist. Later 
he became metallurgicai chemist for the same com- 
pany at their steel works, Newcastle, N. S. W 


Willard S. Johnson (Member 1947), died on March 26. 
Fargo, N. Dak., was his birthplace in 1903. He at- 
tended Carleton College for one year and graduated 
in 1928 from the University of Minnesota. He was 
employed by the American Rolling Mills at the Mid- 
dletown plant as a metallurgist 


E. C. Wilson (Member 1915), retired manufacturer, 
died on June 12. He was born in 1870 at Darke 
County, Ohio, attended public schools in Los Angeles, 
and Stanford University for one year. He was with 
Baker Iron Works, Los Angeles, for approximately 
seven years. During this time he invented the Wilson 
patented casing spear and the under-reamer. In 1904 
he was manager of Bakersfield Iron Works. He be- 
came president of the Wilson Willard Mfg. Co. in 
1909 and also invented the Wilson casing elevators 
He retired in 1930, but remained in Los Angeles 


Joseph S. Coupal (Member 1939), former consulting 
mining engineer, died June 4. Mr. Coupal was state 
president of the Arizona Small Mine Operators Assn 
and president of the organization's Phoenix council 
He was born in Lawrence, Mass., in September 1883 
He graduated with the degree of B.S. in mining and 
metallurgy from M.1.T. He was employed by various 
mining companies on smelter, mine and construction 
work. Four years were spent in Mexico as mine man- 
ager for Providencia Mines Co. and Santa Lucia 
Mines. In 1914 he began his consulting career and 
was engaged in examination and mine management 
operations in western United States, Mexico, Vene- 
zuela, and Peru. In 1939, when the Arizona Dept. of 
Mineral Resources was established, Mr Coupal was 
its first director 


NECROLOGY 

Date 

Elected Name Date of Death 
1945 Harold S. Arnold Aug 7, 1950 
1893 John F. Berry Unknown 
1927 O. A. Critchett July 11, 1950 
1949 M. G. Driessen July 16, 1950 
1905 Hugh F. Marriott 1949 

1906 Warren A. Moller May 29, 1950 


March 4, 1950 
Unknown 
Unknown 


1940 Frank A. Newquist 
1914 Edwin J. Prindle 
1947 Herman Shaw 


Total AIME membership on June 30, 1950, was 16,339; m 
addition 4256 Student Associates were enrolled 


ADMISSIONS COMMITTEE 


E. C. Meagher, Chairman; Albert J. Phillips, Vice-Chair- 
man; George B. Corless, H. P. Croft, Lloyd C. Gibson, Ivan 
A. Given, F. W. Hanson, T. D. Jones, P. Malozemoff, Rich- 
ard D. Mollison, and John Sherman 

Institute members are urged to review this list as soon as 
the tissue is received and immediately to wire the Secre- 
tary’s office, night message collect, if objection is offered 
to the admission of any applicant. Details of the objection 
should follow by mail The Institute desires to extend 
its privileges to every person to whom it can be of service 
but does not desire to admit persons unless they are quali- 
fied 

in the following list C’/S means change of status; R, re- 
instatement; M, Member; J, Junior Member; AM, Associate 
Member; S, Student Associate 


Alabama 
Homewood—Johnson, Leland, Harold («(M) (R, C/S-—-S-J) 


California 
El Cajon—Tyrrell, John Francis (J) (R, C/S-S-M) 
Pasadena—Golda, Edward Walter (M) 


Dist. of Columbia 


Washington -MeNutt, James E. (C 8S S8-J) 


Florida 


Gulfport Brow: John A. (J) (C/S-S-J) 

IHineis 

Chicago Crossley, Frank A. (C Murway, Edward (J) 
ics S-J). Whiteson, Bennett V. (Ji C S-—-S-J) 

Freeport Tucker, Kenneth K. (C S-S-J) 


La Salle— Miller, Pierce J. (J) (C’S-S-J) 


Riverside Orr, Harry E. (R.M)} 


Michigan 

inn Arbor Gilkeson, Murray M., Jr. (J). Keith, Robert Eu 
gene (J) (C S-S-J) 

Detroit—Bartlett, Edwin S. (R.C S-S-J). Sharp, Marcus (J) 


Proposed for Membership — Metals Branch AIME——— 


Minnesota 
Minneapolis Pennington, James W 


Missouri 
Bonne Terre Reilly, John G., Jr. S-S-J) 
Louisiana Gardner, G. Douglas. S-A-M) 


New Jersey 
Garwood Blackmun, Edward V. (M) 
Maplewood Bailey, Carroll C. (A) 


New Mexico 
Hurley Smith, Parl R Jv. (J) 


New York 

Bayside Frankel, Herbert A. (J) (COS S-J) 
Tuckahoe Lioyd, Thomas E. 

Tuxedo Packer, Kenneth F.. (J) 

New Nichols, Charles W., Jr. (A) 


Ohio 
Steubenville Copp, Warren F. iM) 


Pennsylvania 

Pittsburgh Wright, Haydn Vo (C S-S-J) 
Sewickley McLain, Charles D. (M 

State College Ciendenin, John J-M 
Meadville-Sundback, Paul Philip (J) (C/S—-S-J) 


Argentina 
Buenos Aires Acevedo, Arturo. (M) 


Canada 
Ontarto Disano, Russell Patsy (J) 
Toronto -Pidgeon, Lioyd M. «M) 


England 
Northwood Richardson, Frederick (M) 


(rermany 
Stuttqart Koster, Werner O. (M) 


Japan 
Tokyo Mishima, Yoshitsugu. (J) 


SEPTEMBER 1950, JOURNAL OF METALS—1I181 


=> 
| 
4 
Va 
(RCS S-M) 
; 
= 
| 


For sound leadership in 


the administration of non 


ferrous mining and metal 


lurgical enterprises and for 


outstanding contributions to 


society in financial and le 


gal motters relating to the 


nonferrous metal industry 


‘JT is difficult for me adequately to express my 

deep appreciation and gratitude for the honor 
you are bestowing upon me, both in the Rand 
Medal and the complimentary citation accom- 
panying it. It is all the more appreciated because 
this honor has come after I retired from an 
active business career 

“I deeply regretted not being able to come to 
the Annual Dinner, when normally the presenta- 
tion would have been made, but I had been down 
in Florida and at my age—-over eighty years—-my 
doctor thought it would be unwise for me to sub- 
ject myself to the extreme change of climate. It 
is an added honor to be asked to come before you 
tonight to receive the Medal 

‘Recently I read the autobiography of Dr. Mil- 
likan, one of America’s greatest physicists, who 
led the California School of Technology to its 
present important position. He was born in 1868 
and I was born the previous year. Dr. Millikan 
expressed the opinion that during the past 80 
years there has occurred a greater advancement 
of man's knowledge of nature, more new indus- 
tries and more new inventions, than in all 
preceding history. The anthropologists, having 
studied the Java, Peking, and South African 
skulls and artifacts and having correlated them 
with the age of geological formations, now esti- 
mate that homo sapiens existed at least 200,000 
years ago, and probably somewhat longer. Stated 
in statistical terms, man’s scientific knowledge 
and inventions have increased in the last 80 years 
more than in the preceding 200,000 years of his 
existence 

“Eighty years ago, the scientific world knew 
of the existence of electricity, but knew little 
about it and could not utilize it. The epoch- 
making theory of electromagnetism of Dr. Clark 
Maxwell, the great English physicist. was not 
published until 1873. It outlined the scientific 
theory that made possible the development of to- 
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Thus read the citation, presented with the Charles 
F. Rand Memorial Gold Medal for 1950 to Francis 
Herbert Brownell, conferred by the American Institute 
of Mining and Metellurgical Engineers. The presenta- 
tion was made at a meeting of the AIME Board of 
Directors at the Engineers’ Club on June 22, 1950, a 
ceremony that was deferred from the time of the 
AIME Annual Meeting in February. Mr. Brownell is 
retired, but until recently was chairman of the board 
of American Smelting and Refining Co. 

The Rand Medal itself is quite a newsworthy 
achievement, but Mr. Brownell's attitude toward cur- 
rent events, and the future of social systems bespeaks 
@ man who has faced issues as they arose, kept faith 
in himself and his fellow men, and overcame reverses. 
His remarks upon receiving the Meda! are heart warm- 
ing, and a lesson in faith and fortitude to everyone. 
Because of optimistic view of the future and the 
faith expressed in mankind, Mr. Brownell’s remarks are 
printed here in full to serve not only as encourage- 
ment to the faint of heart but to preserve for the 
record the words of an “optimist at 83°.—1 ¢ 


day's electrical industry, the light and power 
which make this the so-called electrical age. Think 
for a moment in what condition the United States 
would be were we back in our knowledge and use 
of electricity to the days of 1873 

“Eighty years ago, the telephone was not yet 
discovered, nor the X-rays, nor radioactivity, nor 
the radio, radar, or cosmic rays. The internal 
combustion engine yet was to be invented, mak- 
ing possible our modern motor and airplane de- 
velopment. The discovery of anesthesia and asep- 
sis in the last 80 years has entirely changed 
surgical practice, and in medicine the discovery 
by Pasteur of the bacterial or virus origin of 
many diseases has now placed them under control. 

“One result has been to prolong the average 
human life by many years and has confronted 
industry today with the entirely unexpected and 
unforeseen problem of old-age pensions for those 
who now live over the age of 65 years and who 
80 years ago would have disappeared from this 
life before that age. 

“In agriculture, increased knowledge of soil, 
chemistry, fertilizers, insecticides and improved 
seeds enables us now to raise approximately twice 
the amount per acre that was formerly the case 
When I was a boy, hens laid about 50 eggs per 
year; now they lay 200, and the average produc- 
tion per cow has been doubled in quality and 
quantity. 

“When I was in college, we were taught that the 
atom was the ultimate form of matter. No one 
dreamed anything could be smaller. But today 
the atom is a whole universe in itself, with its 
electrons, neutrons, protons, mesons, and above 
all, a force binding its particles together, which 
is probably the strongest force in the universe 
and the cause of our greatest anxiety should a 
third World War break out 
“Older men are apt to be pessimistic in out- 
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look. Their physical powers are failing and they 
look back to the happier days of real sport, when 
all the world was young, lad, and all the grass was 
green, and every goose a swan, lad, and every lass a 
queen. It is easy to apply this purely personal 
feeling to the outside happenings and conditions, 
and so to conclude that men and governments 
have deteriorated and will continue to do so. An 
older man must be careful not to fall into such 
conclusions. 

“There are two schools of pessimism in the 
world today, one of which is based on the fear 
that the atom bomb, in the event of a third 
World War, may possibly destroy civilization; or 
at best bring on a new dark age for centuries. 
This fear seems unjustified. Such a war might, 
it is true, destroy the plants, even the cities, of 
the United States or of Russia and other coun- 
tries, but it would not destroy the knowledge 
which mankind has already achieved. That would 
remain. Even the Russians are not opposed to 
science, however much they may be opposed to 
religion. Their efforts are all directed to finding 
out what other nations have done, as well as to 
carry on their own research. They may ridicu- 
lously claim that all scientific discoveries are 
made, in the first instance, by Russians, but they 
do not disparage the value of scientific discover- 
ies, or wish to destroy present knowledge. 

“The destruction of the ancient civilizations of 
Greece and Rome by the inroads of the barbar- 
ians is no precedent. Scientific knowledge was at 
that time limited to a very small area around the 
Mediterranean. A deliberate effort was made to 
destroy all books and other scientific knowledge 
But even so, much of the former knowledge re- 
mained in the Arab world and ultimately, follow- 
ing the Crusades, came back into Europe in the 
Renaissance to be the foundation and beginning 
of the rebirth of European civilization. Today, 
we have our scientific knowledge scattered widely, 
not only throughout the United States and Eur- 
ope, but also in Australia, Japan, Latin America 
and over such a large area outside of Europe and 
the United States that it is impossible to be- 
lieve that any war would completely eradicate 
the knowledge which mankind has so slowly 
achieved. 

“Another school of pessimism is based on the 
fear that if the world continues to use its coal, 
oil and metals, both ferrous and nonferrous, at 
the present rate, it will, in less than a century, 
have exhausted the earth’s supply of some of 
them, and probably of all in from five hundred to 
a thousand years. 

“Five hundred years ago takes us back practi- 
cally to the discovery of America. One thousand 
years ago was the period between the reign of 
Charlemagne and the invasion of England by the 
Normans under William the Conqueror. A thou- 
sand years is a short period in history and such 
geological knowledge as we now have rather indi- 
cates the possibility that a thousand years from 
now the earth's supply of oil, coal and metals, 
now the basis of our operations, will be largely 
exhausted. 

“But we need entertain, it seems to me, little 
fear of the consequence to mankind. Chemistry 
has but just begun its marvelous advance in the 
production of plastics and other synthetic sub- 
stances. Aluminum and magnesium have great 


F. H. Brownell 


possibilities. We know that the atom, by loss of 
electrons, can change from one element to 
another; for example, from radium into uran- 
ium, and from uranium into lead. It is quite 
possible that further knowledge of the atom will 
enable us to realize the transmutation of metals 
dreamed of centuries ago. Atomic power may 
take the place of coal and oil. If not, with the aid 
of chemistry and agriculture the world can pro- 
duce various forms of combustibles for fuel pur- 
poses. Science will also learn to use more advan- 
tageously the direct power of the sun, wind, wave 
and water. There is little doubt that mankind 
will continue to have adequate heat and power. 

“To my mind, the greatest promise of the future 
lies in the modern prevalence of research. Eighty 
years and more ago new inventions and discover- 
ies were made by individuals, using their own 
funds and time. Little or no effort was made by 
either our institutions of learning or by our bus- 
iness enterprises to develop research for new 
processes and new inventions. Today, philan- 
thropy frequently finances research by our higher 
institutions of learning. Witness the cyclotrons in 
many of our universities, the 200 in. telescope on 
Mt. Palomar, and many similar enterprises. Nearly 
every large industrial company today has its own 
research department, with skilled scientists em- 
ployed and devoting their lives to new methods of 
production and new discoveries to take the place 
of old. No one can tell what eighty years of activ- 
ity like this will produce in the future, but it is 
not overly optimistic to express the belief that 
with research adequately financed and carried on 
to the extent that it is being carried on today, the 
next eighty years will see discoveries, inventions 
and improvements made, not incomparable with 
those made in the last 80 years. A third World 
War might postpone such a result. We cannot ex- 
pect to advance continuously and steadily, with- 
out interruption. Ups and downs in rate of prog- 
ress are to be expected, but the trend will be up- 
ward and man will continue his evolution and 
advance in both science and government. We may 
confidently look forward to higher and better 
standards of living and greater happiness of the 
average man. 

“Again, let me thank you most sincerely for 
the honor you have conferred upon me.” 
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The Institute offers the second, completely 
| revised, edition of this famed volume, for 


twelve years the leader in its field 


Industrial Minerals and Rocks 


Nonmetallics other than Fuels 


One of the "100 Essential Titles’ among 
Technical Books published in 1949-50, 
say; R. R. Hawkins, chief of the Science 
and Technology Division, N. Y. Public 
Library, in the “Library Journal” for 
May 15, 1950. 
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Fifty-four authors, fifty-one articles — 
completely revised and incorporating 
technical developments of the past 
decade. 1156 pages of authoritative 
information. 


Industrial Minerals and Rocks is a “must” book 
for the modern engineer. Publication of this 
second, completely revised, 1156-page edition ac- 
cents our present-day realization of the fact 
that young engineers with specific training in 
the field are now much in demand 


In twelve successful years, during which this 
volume has won wide acceptance in industry 
and in college classrooms all over the world, 
many technologic changes have taken place, and 
these changes, as well as late statistical infor- 
mation, have now been included 


The volume is the latest addition to those 
sponsored by the Seeley W. Mudd Memorial 
Fund of the AIME. Samuel H. Dolbear and 
Oliver Bowles headed the ten-man editorial 
board which carried out the painstaking work 
of preparing and editing the voluminous material 


Industrial Minerals and Rocks is a book of 
permanent value for those engaged in the pro- 
duction of industrial minerals, and for students 
and engineers who realize the opportunities in- 
herent in a knowledge of these subjects. 


Publications Department, AIME 
29 West 39 St. 
New York 18, N.Y. 
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A Digest of the Production, Properties, and Uses of Steels and Other Metals 


Published by Electro Metallurgical Division, Union Carbide and Carbon Corporation, 30 East 42nd Street, 
New York 17. N. Y. « In Canada: Electro Metallurgical Company of Canada, Limited, Welland, Ontario 
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new 


Instruments and con- low radiction loss Reversible and re- 
trols Operate of op- ond low power con- ploceoble Multiple 
proximately room sumption becouse Units are incorpor- 
temperature . . . of improved insula- ated in MuMe ond 
there is no trapped tion design. Tempering Furnaces. 
heot, 


There is a Specially Designed 


HEVI DUTY FURNAC 


For Every Laboratory Requirement 


Laboratory engineers will find this trio of Hevi Duty furnaces 
ideal for general laboratory requirements. All of the revolu- 
tionary new features of Hevi Duty Laboratory Furnace design 
are included to give the type of performance necessary for pre- 


cise laboratory control. 


i 
| “MULTIPLE UNIT" 
| 


Muffle Furnace 


For Temperatures to 1850° F. 


For drying precipitates, ash determi- 
nations, fusions, ignitions, heating 


treating, and experimental test work 
Available in four standard sizes. 


| 
| 
| metals and alloys, enameling, heat 
Write for Bulletin LAB-849, 


HEVI DUTY 


“G-05” Furnace 


For Temperatures 
to 2600 F. 


Designed for operation at high 
temperature with or without a 
protective atmosphere. Heating 
elements are silicon carbide rods 
extending across the chamber, 
above and below the refractory 
muffle. For complete details . . . 
write for Bullen LAB-250. 


“MULTIPLE UNIT" 


Tempering Furnace 
For Temperatures to 1250° F. 


A high speed centrifugal fan located 
in the rear of the heating chamber 
supphes rapid and uniform heating. 
Shelves and baffle are easily removed. 
Write for Bulletin LAB-1049,. 
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LABORATORY FURNACES MULTIPLE UNIT ELECTRIC EXCLUSIVELY 


REG. Ue S. Pat. OFF, 


MILWAUKEE 1, WISCONSIN 
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Convenience 


Higher 


a oe For the first time, Fisher Unitized Gas-Analysis 


Analysis assembly of the Preci- 


sien Tyee, ene of mau model Apparatus, in either the Precision or Technical 
available with either rubber con- : 
nectors or ball-and-socket joints. models, may be obtained with glass ball-and-socket 


joints in place of the conventional rubber connectors. 


More accurate results can be obtained by the elim- 


ination of rubber in the system. At the same time, 


the completely interchangeable parts of the system 


may be assembled, rearranged or removed for clean- 


ing very easily and quickly. 


All Fisher Unitized Gas-Analysis Apparatus may 


now be obtained either with or without glass ball-and- 


socket joints. 


Write for your free copy of the “Gas-Anai- 
ysis Manual”, It contains a wealth of author- | moore 
itative technic al information on gas analysis, 
a description of all units including those with » 

the new ball-and-socket connectors, and a 
complete, current price list. 


Headquarters for Laboratory Supplies 


FISHER SCIENTIFIC CO. <> EIMER AND AMEND 


717 Forbes St., Pittsburgh (19), Pa. Greenwich and Morton Streets 
2109 Locust St, St. Louis (3), Mo. New York (14), New York 
In Canada: Fisher Scientific Co., Ltd., go4 St. James Street, Montreal, Quebec 
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Mounting Bell's new microwave 
lens in a horn-lens antenna. 
Other blocks will complete the lens. 


A focus on better, low-cost telephone service 


This unique lens receives waves from a 


In the new microwave radio relay system be 
tween New York and Chie age 
shape and aim the wave energy as a search 


light aims light beam 


Reasoning from the action of molecules in 


giant lenses 


a glass lens which focuses light waves. Bell 
Laboratories scientists focus a broad band 
of microwaves by means of an array of metal 
strips To support the strips these scientists 
embedded them in foam plastic 
virtually transparent to microwaves. Rigid 


and light in weight. the plastic is easily 


which Is 


mounted on relay towers 


C@& BELL TELEPHONE LABORATORIES 


Working continually to keep vour televhone service big in value and low in cost. 
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wave guide for transmission to amplifiers. 
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This new lens will help to carry still more 
television and telephone service over longer 
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ample of the Bell Telephone Laboratories 
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How the RCA 


INTERNATIOC HARVESTER 


make better equipment 


Consider the possibilities of this powerful instru- 


IH can now forecast... with high accuracy... the 
behavior of metals used in building equipment for 
long and satisfactory service. 


Here is how IH research men go about it. 


With the RCA Electron Microscope, they observe 
the minute particles in the metals. They study the effect 
of carbide particle size on metal properties, make 
quantitive volume studies of different phases, analyze 
the structural changes accompanying the tempering of 
martensite—and uncover neu smportant and essential 
facts that help solve many manufacturing problems in the 
laboratories and factories! 


ment in your own research and production operations. 
You can obtain sharp images at direct magnification 
from 500 to 23,000 diameters, with photographic 
enlargements up to 100,000 diameters, You can resolve 
detail from 20 to 100 times finer than the best light 
microscope. You can bring every level of the specimen 
into sharp focus—regardless of the magnilying power 
you choose. You can also employ this versatile instru- 
ment for electron diffraction studies. 


For complete data, write Dept. 1301 RCA Engineer- 
ing Products, Camden, N. J. 


SCIENTIFIC INSTRUMENTS 


CORPORATION of AMERICA 


TS DEPARTMENT CAMDEN HJ. 


in Conede RCA VICTOR Company Limited, Montrec! 


IH researcher observing a sample of 
steel in the RCA Electron Microscope. 
This instrument aids him in measur- 
ing carbide particle size and distri- 

bution—rto predict the performance 
of the metal! 


2.2% carbon, 12% chromium tool 
steel— magnified 7000 x by the RCA 
Electron Microscope. The approxi- 
mately round islands are carbides; the 
irregular islands are austenite; the 
somewhat rough surface comprises 
martensite. The specimen was mechani- 
cally polished and etched with 4% 
picral. A replica was made of Formvar, 
then shadowed with chromium 
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UNIVERSAL ACCESSORY ARRANGEMENT 
2 


* The Noretco X-ray Diffraction Unit is a 
proven instrument used in the principal X-ray 
laboratories in the country. It possesses 
universally accepted design features of excep- 
tional value—so advanced as to be of supreme 
importance to X-ray crystallographers for 

many years to come. 


Although its many refinements are well estab- 
lished, the new model may be used in 
conjunction with the High-Angle Goniometer 
and a newly designed Electronic Circuit Panel 
for spectrometry. These, together with the use 
of all types of cameras, extend the utility 

of this apparatus to an incomparable degree. 

Its flexibility permits every conceivable type 

of X-ray intensity measurement, including 
powder and single crystal work. 


Multiple-use four window X-ray tube is 
economical to use and is time saving. 
Higher intensities, automatic controls, 
minimized service and easy adjustment 
provide more time for research. 

The basic unit may be continuously 
expanded step by step—building toward 
the complete Spectrometer, 


* Send today for detailed data on this “pro- 
gressive growth’ —a new idea in increasing 
the value of laboratory tools. 
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